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(54) Tubular air cathode, method of fabricating 

(57) An elongate, generally tubular, air depolarized 
electrochemical cell (10) comprising a cathode (14), in- 
cluding an air cathode assembly (26), extending about 
the tubular circumference, and along the tubular length, 
of the cell (1 0), an anode ( 1 2), a separator (1 6) between 
the anode (12) and the cathode (14), electrolyte, a top 
closure member (177, 200), and a bottom closure mem- 
ber (114, 202). The cathode assembly (26) Is fixedly 
held, by a friction fit, in a slot (116) at the bottom of the 
cell The slot can be developed, for example, by inner 
(110) and outer (114) walls of a cathode can (28), by 
inner (226) and outer (224) walls of a bottom closure 
member (202), or by an outer wall (114) of a cathode 
can (28) and an opposing outer wall of a plug (128) on 
the interior of the cell. Preferably, bottom closure struc- 
ture of the cell (10) and receives a bottom edge portion 
(44) of the cathode current collector (32), and makes 
electrical contact with the bottom edge portion (44), pref- 
erably at an inner surface (60) of the cathode current 
collector. A diffusion member (36) of the cathode as- 
sembly (26) Is preferably compressed as a seal, at the 
bottom of the cell (10), between an outer side wall (39) 
of the cell and the remainder of the cathode assembly 
(26). The diffusion member (36) is also used at least as 
an assist in sealing the cell (10) against electrolyte leak- 
age from the anode cavity (137) and past the cathode 
assembly (26). 

The current collector (32) can be cylindrical and can 
be free from longitudinal jointing, or can have a longitu- 



dinal joint (54), preferably free from overlap of the side 
wall. The current collector (32) can comprise an imper- 
forate odgo region at tho top (42) and/or bottom (44), 
left (48) and/or right (46) edge. The perforations (56) de- 
fine an open fraction of the wall, of about 45 to about 70 
percent Typical cathode assemblies (26) have air diffu- 
sion member (36) on the outer surface of the cathode 
assembly (26). Such air diffusion member (36) typically 
has thickness of about 0.0025 to 0.005 inch (about .06 
to about .1 3 mm), and comprises a reduced thickness 
endless wrap extending at least 1.5 times, preferably 2 
times, or 3 times, about the current collector (32), dis- 
couraging transfer of moisture vapor into or out of a cell, 
discouraging leakage, and controlling air diffusion rate. 
The diffusion member (36) extends beyond the top edge 
(42) of the current collector, and is folded in and down 
about the top edge (42) and inner surface (60) of the 
cathode assembly (26). The cathode current collector 
(32) can be mounted on a mandrel (93), the carbon 
sheet (80) passing through a nip defined between (i) 
support structure (192) having greater arc radios than 
the mandrel (93) and (ii) the mandrel (93), and applying 
force at the nip to consolidate the carbon (80) onto the 
side wall (58), passing air diffusion material (36) through 
the nip, and applying force to consolidate the air diffu- 
sion material (36) onto the carbon (80). The invention 
contemplates fabricating an air cathode assembly (26) 
comprising mounting Ihe current collector (32) on a 
mandrel (93), defining an arc having a radius smaller 
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than the arc of the cathode current collector (32), mount- 
ing the combination mandrel (93) and cathode current 
collector (32) in a stack (90) of assembly rolls (90A, 90B, 
90C, 90D), making a sheet stack of carbon sheets (80s, 
material (36) onto the carbon (80). 




FIG. 7 




FIG. 8 



80B, 80C f 80D), passing the sheet stack through a nip, 
and applying force to the stack, reducing thickness of 
the stack, and passing air diffusion material (36) through 
the nips and applying force to consolidate the diffusion 
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Description 
BACKGROUND 

s [0001] This invention relates to air depolarized electrochemical cells. This invention is related specifically to metal- 
air, air depolarized electrochemical cells, illustrated herein both as elongate cylindrical cells and as button-shaped 
. cells. Elongate cells are described herein with respect to cells having the size generally known as "AA ." Button cells 
are commercially produced in smaller sizes having lesser height-to-diameter ratios, and are generally directed toward 
use in hearing aids, and small computer cells. Such button cells generally feature overall contained cell volume of less 

to than 2 cm 3 , and for the hearing aid cells less than 1 cm 3 . 

[0002] The advantages of air depolarized cells have been known as far back as the 19th century Generally, an air 
depolarized cell draws oxygen from air of the ambient environment, for use as the cathode active material. Because 
the cathode active material need not be carried In the cell, the space in the cell that would have otherwise been required 
for carrying cathode active material can, in general, be utilized for containing anode active material. 

is [0003] Accordingly, the amount of anode active material which can be contained in an air depolarized cell is generally 
significantly greater than the amount of anode active material which can be contained in a 2-electrode cell of the same 
overall size. By B 2-electrode" cell, we mean an electrochemical cell wherein the entire charge of both anode active 
material and cathode active material are contained inside the ceil structure when the cell is received by the consumer. 
[0004] Generally, for a given cell size, and similar mass, an air depolarized cell can provide a significantly greater 

20 number of watt-hours of electromotive force than can a similarly sized, and similar mass, 2-electrode cell using the 
same, or a similar, material as the anode electroactive material. 

[0005] Several attempts have been made to develop and market commercial applications of metal-air cells. However, 
until about the 1970's, such cells were prone to leakage, and other types of failure. 

[0006] In the 1 970's, metal-air button cells were successfully introduced for use in hearing aids, as replacement for 
2S 2-electrode cells. The cells so introduced were generally reliable, and the incidence of leakage had generally been 
controlled sufficient to make such cells commercially acceptable. 

[0007] By the mid 1980's. zinc-air cells became the standard for hearing aid use. Since that time, significant effort 
has been made toward improving metal-air hearing aid cells. Such effort has been directed toward a number of issues. 
For example, efforts have been directed toward increasing electrochemical capacity of the cell, toward consistency of 
30 performance from cell to cell, toward control of electrolyte leakage, toward providing higher voltages desired for newer 
hearing aid appliance technology, toward higher limiting current, and toward controlling movement of moisture into and 
out of the cell, and the like. 

[0008] An important factor in button cell performance is the ability to consistently control movement of the central 
portion of the cathode assembly away from the bottom wall of the cathode can during final cell assembly. Such move- 
35 ment of the central portion of the cathode assembly is commonly known as 'doming/ 

[0009] Another Important factor In button cell performance is the electrical contact between the cathode current 
collector and the cathode can or cathode terminal. Conventional cathode current collectors comprise woven wire screen 
structure wherein ends of such wires provide the electrical contact between the cathode current collector and the inner 
surface of the cathode can. 

ao [0010] While metal-air button cells have found wide-spread use in hearing appliances, and some use as back-up 
batteries in computers, air depolarized cells have, historically, not had wide-spread commercial application for other 
end uses, or in other than small button cell sizes. 

[0011] The air depolarized button cells readily available as items of commerce for use in hearing aid appliances are 
generally limited to sizes of no more than 0.6 cm 3 overall volume. In view of the superior ratio of 'watt-hour capacity/ 
4S mass" of air depolarized cells, it would be desirable to provide air depolarized electrochemical cells for other applica- 
tions. It would especially be desirable to provide air depolarized electrochemical cells which are relatively much larger 
than button cells. For example, it would be desirable to provide such cells in "AA' size as well as in the standard button 
cell sizes. 

SO SUMMARY OF THE INVENTION 

[0012] The present invention in its various aspects is as claimed in the independent claims-with optional features 

recited in the dependant claims. 

[001 3] Embodiments of the invention can provide: 

ss 

an air depolarized button cell having structure enabling improved control of doming; 

an air depolarized cell having improved electrical contact between the cathode current collector and the cathode 
terminal or cathode can; 
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an air depolarized cell which is relatively larger than a hearing aid button cell and which has a greater overall 
discharge cycle capacity than a similarly-sized alkaline manganese dioxide cell; and 

an air depolarized cell which Is relatively larger than a hearing aid button cell, which has an overall discharge 
capacity at least as great as a similarly-sized alkaline manganese dioxide cell, and wherein the energy/mass ratio 
of such cell is significantly greater than the energy/mass ratio of a similarly-sized alkaline manganese dioxide cell. 

[0014] The invention comprehends a cathode assembly precursor, and cathode assembly made therefrom, for use 
in an elongate air depolarized electrochemical cell. The cathode assembly precursor comprises a closed-loop elongate 
cathode current collector having a side wall extending along a length thereof, and having a thickness, a top and a top 
edge, a bottom, a first outer surface and a first inner surface, and an array of perforations extending through the 
thickness of the side wall, from the outer surface of the side wall to the inner surface of the side wall; and a catalytically 
active carbon composition mounted on the side wall of the cathode current collector and extending into the perforations 
In the cathode current collector. The resulting cathode assembly precursor has a second outer surface'and a second 
inner surface. 

[0015] In some embodiments, the cathode current collector comprises a cylindrical cathode current collector free 
from longitudinal Jointing along the length of the cathode current collector. 

[001 8] In other embodiments, the cathode current collector comprises a longitudinally-extending joint, preferably free 
from overlap of elements of the side wall at the joint, optionally interdigitated elements of the side wall joined to each 
other and thereby forming a longitudinally-extending joint on the side wall. 

[0017] Preferably, the cathode current collector comprises an imperforate edge region at at least one of the top and 
bottom, left edge or right edge. 

[0018] Preferably, any imperforate top and bottom edge regions together extend along no more than 20 percent, 
preferably 5 to 15 percent, of the length of the cathode current collector. 

[001 9] The array of perforations defines a perforated area of the side wall, the array defining an open fraction of the 
side wall, of about 45 percent to about 70 percent, preferably about 49 percent to about 65 percent of the perforated 
area. 

[0020] In preferred embodiments, respective ones of the perforations have perimeters defining corners therein, the 
comers being effective to assist in holding the carbon composition securely mounted to the cathode current collector 
[0021] Typical composition of the catalytically active carbon composition generally comprises carbon, polymeric bind- 
er, and manganese(ll) moieties. In general, the catalytically active carbon composition comprises a layer of the carbon 
composition disposed on one of the first inner and first outer surfaces of the cathode current collector, and extending 
into the perforations. 

[0022] In preferred embodiments, the catalytically active carbon composition comprises a layer of the carbon dis- 
posed on at least one of the first inner and first outer surfaces of the cathode current collector, and extending through 
the perforations to the other of the first inner and first outer surfaces of the cathode current collector, and extending 
laterally outwardly from respective ones of the perforations along the other of the first Inner and first outer surfaces of 
the cathode current collector. 

[0023] In some embodiments, the catalytically active carbon composition covers substantially equal portions of the 
Inner and outer surfaces of the cathode current collector, and may cover substantially the entirety of each of the inner 
and outer surfaces of the cathode current collector. 

[0024] Typical cathode assemblies of the invention have an air diffusion member mounted on the second outer 
surface of the cathode assembly precursor. Such air diffusion member typically has a thickness of about 0.0025 to 
about 0.005 inch. 

[0025] The structure of the air diffusion member typically comprises an endless wrap of air diffusion sheet material 
extending at least 1.5 times, preferably at least 2 times, more preferably at least 3 times, about the circumference of 
the outer surface of the cathode assembly precursor, such that the air diffusion member effectively discourages transfer 
of moisture vapor into or out of a cell into which the cathode assembly is incorporated, discourages leakage of liquid 
electrolyte, and controls rate of diffusion of air into the cell. 

[0026] Typically, the air diffusion sheet material has variations in thickness along the length of the air diffusion sheet 
material, of at least 5 percent and the endless wraps thus attenuate the affect of the variations in thickness. 
[0027] Especially to the extent the air diffusion sheet material is compressed when applied to the cathode assembly 
precursor, the air diffusion characteristics of the air diffusion member are different from air diffusion characteristics of 
corresponding air diffusion sheet material at rest and not mounted on the cathode assembly precursor. 
[0028] In preferred embodiments, a side edge of the diffusion member extends beyond the top edge of the cathode 
current collector, and is folded inwardly about the top edge and downwardly against the second inner surface of the 
cathode assembly precursor. 

[0029] Preferred embodiments also include liquidous seal rings on the air diffusion member adjacent the top and 
bottom of the cathode current collector. 
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[0030] The invention lurther comprehends a method of fabricating a tubular air cathode assembly for use along an 
elongate side wall of an elongate air depolarized electrochemical cell. The method comprises fabricating an elongate 
tubular cathode current collector having an elongate side wall defining a tubular cross-section and an array of perfo- 
rations extending through the side wall; mounting the elongate tubular cathode current collector on a mandrel having 

s a cross-section, defining an arc having a radius smaller than an arc defined by the tubular cross-section of the cathode 
current collector, fabricating a carbon sheet comprising catalytically active carbon, and up to about 1 0 percent by weight 
of a binder; passing a such carbon sheet through a nip defined between (i) the combination of the mandrel and the 
cathode current collector and (ii) a support structure having greater arc radius than the arc radius of the mandrel; and 
applying force at the nip sufficient to apply and consolidate the carbon sheet onto an outer surface of the side wall of 

10 the cathode current collector. 

[0031] Preferred methods include applying sufficient force at the nip to deform portions of the carbon sheet into the 
perforations, thereby mechanically securing the carbon sheet to the cathode current collector. 
[0032] The method can Include employing a support structure having greater arc radius than the arc radius of the 
mandrel by a ratio of at least 4/1 , preferably at least 8/1 , still more preferably at least 1 6/1 , including a support structure 

is having substantially an infinite arc radius, or a support structure having an inverse, concave curvature. 

[0033] In preferred embodiments, the Invention contemplates, after consolidating the carbon sheet onto the cathode 
current collector, and while retaining the assemblage of the cathode current collector and the carbon sheet on the 
mandrel, passing air diffusion material into and through the nip, and applying force at the nip sufficient to apply and 
consolidate the air diffusion material onto the carbon sheet, prelerably using at least two, more preferably at least 3, 

20 endless layers of air diffusion material thereby to fabricate onto the carbon sheet a unitary, multiple layer, air diffusion 
member. 

[0034] The method can further comprise aligning the air diffusion material so as to extend outwardly beyond the 
edge of the cathode current collector, and folding the outwardly extending portion inwardly about the edge of the cathode 
current collector and against an inner surface of the cathode current collector. 
25 [0035] The method preferably includes applying liquidous seal rings on the air diffusion member adjacent opposing 
ends of the cathode current collector. 

[0036] The invention still further contemplates a method of fabricating a tubular air cathode assembly for use along 
an elongate side wall of an elongate air depolarized electrochemical cell. The method comprises fabricating an elongate 
tubular cathode current collector having an elongate side wall defining a tubular cross-section, and an array of perfo- 

*o rations extending through the side wall; mounting the elongate tubular cathode current collector on a mandrel having 
a cross-section, defining an arc having a radius smaller than an arc defined by the tubular cross-section of the cathode 
current collector, and mounting the combination of the mandrel and the cathode current collector in a stack of assembly 
rolls; fabricating carbon sheet structure comprising catalytically active carbon, and up to about 10 percent by weight 
of a 'binder, and thereby forming sheet structure of the catalytically active carbon composition, having a machine di- 
-3S rectfon and a cross direction; making a sheet stack of respective overlying underlying ones of at least first and second 
elements of the carbon sheet slructure, such that the sheet stack has a lop and a bottom, and a thickness therebetween; 
passing the sheet stack through a nip and thereby applying force to the stack such that the applied force effects re- 
duction in the thickness of the stack, in combination with consolidation of the respective elements of the carbon sheet 
structure Into a unitary composite carbon sheet; and passing the so-consolidated carbon sheet Into the stack of as- 

40 sembly rolls and thus through a plurality of nips acting between the mandrel/current collector and respective ones of 
the assembly rolls, and applying force at the nips sufficient to collectively apply and consolidate the consolidated carbon 
sheet onto an outer surface of the elongate side wall of the cathode current collector. 

[0037] The method preferably includes collectively applying sufficient force at the nips to deform portions of the 
carbon sheet into the perforations, thereby mechanically securing the carbon sheet to the cathode current collector 
45 and, after consolidating the carbon sheet onto the cathode current collector, and while retaining the assemblage of the 
cathode current collector and the carbon sheet on the mandrel, passing an air diffusion material into the stack of 
assembly rolls and thus through the plurality of nips, and applying force at the nips collectively sufficient to apply and 
consolidate the diffusion material onto the carbon sheet. 

[0038] The invention can include stretching the air diffusion material while passing it into the stack of assembly rolls 
so and thus through the plurality of nips, and applying a sufficient length of such stretched air diffusion material to the 

carbon sheet to wrap the carbon sheet in at least two, preferably at least three, endless layers of stretched air diffusion 

material, thereby to fabricate onto the carbon sheet a unitary, stretched multiple layer air diffusion member. 

[0039] As in the previous embodiment, this embodiment contemplates aligning the air diffusion material so as to 

extend outwardly beyond an edge of the cathode current collector, and folding the outwardly extending portion inwardly 
55 about the edge of the cathode current collector and against an inner surface of the cathode current collector, and 

optionally, applying liquidous seal rings on the air diffusion member adjacent opposing ends of the cathode current 

collector. 

[0040] The invention further comprehends an air depolarized electrochemical cell comprising an anode, a cathode, 
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BRIEF DESCRIPTION OF THE DRAWINGS 

[0041] FIGURE 1 shows a pictorial view of an elongate cylindrical metal-air cell of the invention 
[0042] FIGURE 2 shows a cross-section of the cell, taken at 2-2 of FIGURE 1 

E Jl^f, e u' ar9ed re P fesen,ative "oss-section of the side wall and bottom wall structures at the 

bottom of the cell, including the air cathode, and is taken at dashed circle 3A in FIGURE 2 

[0044] FIGURE ! 3B is an enlarged representative cross-section of the side walland grommet and other seal structures 
£S£ nrll ! l °K P - Ce "' a,8 ° 8h ° Win9 <he Sir Cath0de ' and i3 teken a « dashed circle 3B h FIGURE 2 

SS» F Gu2 S ^r.r P m S r ta,iVe CUfrent C0 " eC,Or US9d in aif assemblias of tha '^ntion. 

[0046]. FIGURES 4A 4B, 4C Illustrate respectively a continuous-weld bun joint, a spot weld butt joint and a ioint 

formed by welding nterdigitated wires or fingers. J p n1 

FIGURE 4 IGURE 5 Sh ° WS 3 repreSentatK/e P erforated ^eet useful for making the cathode current collector of 

[0048] FIGURE 5A shows a representative perforated metal cathode current collector for use in a button cell and 
having a generally imperforate contact zone. 1 

SSHJH b«m2: 58 Sh0WS 3 re P resentative ed 9 e view of the cathode current collector of FIGURE 5A 

[0050] FIGURE 5C shows a metal strip illustrating an array of patterns of circular etched precursors of cathode 

current collectors, from which current collectors of FIGURE 5A can be made 

Sle^ 

pStic^s GURE 6 Sh ° WS 3n enlaf9ed POf1i ° n * 3 C ° mer ° f meta ' Sheet °' FIGURE 5 " illustratin 9 hexagonal 

!™ ^M^f J fe an enlar9ed re P resenta1ive cross-section of the air cathode illustrated in FIGURE 3A 
Jerfcttic^ ^ URE 8 18 a "-epresentative pictorial view of an elongate cylindrical cathode current collector having circular 

Srtorations 30 ^ 9 ^ 3 repfeSentatiVe Pictorial viewof 30 elo "9ate cylindrical cathode current collector having square 

[0056] FIGURE 10 is a representative pictorial view of a cylindrical cathode current collector of the invention and 
active carbon catalyst secured to the current collector. invention, ana 

E FIGURF^ i ?,? 'f P ; e i Sen,atiVe e,evation view of a PP aralu « 'or forming a sheet of me active carbon catalyst. 
Sc of 2fS2f S3 , am representative pictorial views, with parts cut away, of an active carbon sheet, and 
a stack of such sheets being formed into a cross-bonded composite of such sheets 

[0059] FIGURE 1 3 Is a representative pictorial view of the assembled air cathode, Including cathode current collector 
active carbon catalyst, and diffusion member. <-u.. em collector. 

St ^?d^ 3 ^ 

catalyst, and the diffusion member, to the cathode current collector. 

» l k?tVt i „J r l G Ii RE 1 4 ^. fe ^ ^Pffsentative orthoQonal view illustrating alternative apparatus and methods f orassemblina 
the active carbon catalyst, and the diffusion member, to the cathode current collector. semoimg 
[0062] FIGURE 15 is a graph illustrating the effect of rolling pressure on cathode voltage 

En Sato c^ofrtr^^'^^' ^ ° f 30 *—* — — 

XgaT^^^^ 

[0065] FIGURE 18 is a cross-section of a top portion of a cell of the invention illustrating a stop groove in the cathode 
cans for use in cells of the invention. 

[0067] FIGURE 20 is a representative cross-section of a second stage pre-form, made from the pre-form of FIGURE 
EinFIGU^ 

p^ls"?RG?REsT9and £ ™* 0f b « tom - «*hode cans made ushg 

ei p F : e Q z ^urIt^ 8 cross " sec,bn ° f a second embwjiment o< a second stage ^ - da 
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[0071] FIGURES 26-27 are representative cross-sections of bottom portions of cathode cans made using pre-forms 
of FIGURE 25. 

[0072] FIGURE 28 is a representative cross-section showing a wide seal bead being formed at the bottom flange of 
the cathode can. 

s [0073] FIGURE 29 is a photograph showing a cross-section of the bottom portion of a partially assembled cell, con- 
figured as the bottom portion of the cell in FIGURE 26, and made using in situ melting as the method of placing the 
bottom seal. 

[0074] FIGURE 30 is a representative cross-section of a cell of the invention similar to the cell of FIGURE 2, and 
illustrating an alternate top seal structure. 
- ■ 10 [0075] FIGURE 31 A is a representation of a photograph showing a cross-section of a portion of a cell which has 
undergone significant discharge, wherein the zinc was loaded into the anode cavily in generally dry condition, and 
illustrating progression of the reaction front from the cathode current collector toward the anode current collector. 
[0076] FIGURE 31 B Is a representation of a photograph showing a cross-section of a portion of a cell which has 
undergone significant discharge, wherein the zinc was loaded into the anode in a wet or gelled condition, and illustrating 
... 15 progression of the reaction front from the cathode current collector toward the anode current collector. 

[0077] FIGURE 32 Is a cross-section of a cell of the Invention as In FIGURE 2, and employing a hollow tubular anode 
current collector as a mass-control chamber. 

[0078] FIGURE 33 is a cross-section of a can-less embodiment of a cell of the invention. 

[0079] FIGURE 34 is a fragmentary cross-section showing top and bottom portions of the cell of FIGURE 33, further 
20 enlarged. 

[0080] FIGURES 34A-34D illustrate cross-sections of additional embodiments of top closure structure of the cell. 
[0081] FIGURES 35 and 36 show representative elevation views of apparatus useful for closing and crimping the 
top and bottom members of can-less embodiments of cells of the invention. 

[0082] FIGURE 37 shows a cross-section of a can-less embodiment of cells of the invention, utilizing a hollow anode 
25 current collector. 

[0083] FIGURE 38 shows a cross-section of a can-less embodiment of cells of the invention, utilizing a hollow anode 
current collector, having central openings in both the top and the bottom of the cell. 

[0084] FIGURE 39 illustrates a cross-section as in FIGURE 38, and utilizing a modified bottom structure of the cell. 
[0085] FIGURE 39A is a fragmentary cross-section showing top and bottom portions of the cell of FIGURE 3g, further 
oo enlarged. 

[0086] The invention is not limited in its application to the details of construction or the arrangement of the components 
set forth in the following description or illustrated in the drawings. The invention is capable of other embodiments or of 
being practiced or carried out in various ways. Also, it is to be understood that the terminology and phraseology em- 
ployed herein is for purpose of description and illustration and should not be regarded as limiting. Like reference nu- 
35 merals are used to indicate like components. 

DESCRIPTION OF THE ILLUSTRATED EMBODIMENTS 

[0087] An elongate cylindrical metal-air cell 10 Is shown in pictorial view In FIGURE 1 . A longitudinal cross-section 
40 of the cell of FIGURE 1 is shown in FIGURE 2. An enlarged portion of the cross-section of the cell of FIGURE 2, at 
the bottom of the cell, is shown in FIGURE 3A. An enlarged portion of the cross-section of the cell of FIGURE 2, at the 
top of the cell, is shown in FIGURE 3B. 

[0088] The structure of cell 10 represents the result of applicant drawing on a combination of technologies including 
from, among other places, (i) 2-eIectrode cylindrical bobbin cell technology (e.g. zinc-manganese dioxide round cells). 
45 and (ii) zinc-air hearing aid cell technology (zinc^air button cells), and making novel combinations using such informa- 
tion, in addition to elements novel in and of themselves, in arriving at cell 10 as illustrated, as well as other embodiments 
of the invention. 

[0089] As with zinc-air button cells, the active air cathode assembly in an elongate cell of the invention is quite thin, 
allowing for a large fraction of the cell volume to potentially be occupied by zinc anode material, thus providing for 
so disposition of anode material in close proximity with the air cathode assembly adjacent the outer cylindrical sides of 
the elongate cell, as well as allowing for increased weight of anode material in the elongate cell. Greater anode weight 
potentially enables the cell to deliver about two to three times the discharge watt-hours of a standard .2-electrode 
alkaline zinc-manganese dioxide cell of the same size and configuration. 

[0090] The dominant electrochemical reactions associated with operation of zinc-air cells, in general, are generally 
55 considered to be as follows. 
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(anode half reaction) 2Zn + 40H" = 2ZnO + 2H 2 0 + 4e" 
(cathode half reaction) 0j + 2H 2 0 + 4e" = 40H" 



( overall reaction) 2 2n + 0, = 2ZnO 

f£2% "If 1 ' 0 " mechanisms can be derived <°r electroactive reactions of other air depolarized cells 

[0091] However . whereas in air depolarized button cells the air cathode is a generally planar element of the cell alono 
bottom wallofthecell.airca^^^ 

general* arcuate, s.de waHs of the celts, whereby typical such air cathodes are correspond ngiyVrci, h shSe 
Wh.le typicd elongate cells of the invention are cylindrical, and thus have circular ejections fn Tattemafive 
elongate cells of the .nventbn need not be cylindrical. Rather, such cells can have a variety of cro2-leSonal Ses 
lauding any close^perlneter cross-sectlon. The cross-section can thus be ovoid, squa/e. weuJ^SSSS 
polygonalcross-secton.arcuatecross-section. or combhation of straight-line and a^tecross-secL life preWed 
however, that the cross-section define a perimeter devoW of acute interior angles, such that the thSTs .5 

z™T 0 ™?^ bei]Neen ,he cathode assemb * and ,he anode m * -^zs 

ESS-ma™ . f6ferrin9 !° F, ^ URES 1> 2l 3A> and 3B> Ce " 10 has an anode 12 ' a ca,hode K a ^Parator 16. and a 
SET if' ?? ' T?* ? inC ' Ud9S an0de miX 2 °- an0de current col,ector 22. and °P«onal anode ^24 

dSSi,^ ^ 3 ^ n ot Cal ^ Cath ° de aSSemb ' y 26 ' 3 Ca,h0d ° 28 ' " d 30 °P fonal ^hode cap 30 CyL- 
dncal a.r cathode assembly 26 includes a cathode current collector 32, an active carbon catalyst 34. and an air diffusion 
member 36 Cathode can 28 hasabottom wall 37 and a side waO 39. A multiplicity of airports SSeSn^ouTa^d 

[0093 Separator leservesasabamertoflowofelectricrtybelweenanode 12andcatnode14.whileaccommodatha 
flow of electrolyte between the anode and the cathode. douummooaimg 

[0094] Grommet 1 B assists in blocking flow of electrolyte and electroactive anode material past the top edge of air 

Sne?,ooS 
SZ^es^ 

El 95 ? .i ePa , ra l°V 6 **, 9r0mmet 1 8 ttMJSl combin ati°n. prevent internal shorting of the cell; namely prevent direct 
toLt^ 

^^^s^r 0 * are ,mpre9nated ** sutebie ^ Dne ° n - ,or examp,e - 



THE CATHODE 



E, j?!£*L 14 ,ncluda f cylindrical air cathode assemb| y 26. cathode can 28. and optional cathode cap 30. Cy- 

^!SLVSZi mw S f - ? !l cludes ca,hode current co,,ector 32, aot,Ve carbon * «* 

39 Tor e„^ 2 »fr1 hT b ° tt °' n WB> 3? ' SWe Wa " 391 ^ aif P° rtS 38 < F,GURE 3A > wall 

39, tor entry of air, and thus cathodic oxygen, rito the cell. 

THE AIR CATHODE ASSEMBLY 

co?ielr£^ h ?r e ^f Gmbly 26 k S S ^°! Ured ^ 0afbOn 34 9enera,| y intef P° sed between cu ™* 

c^nent L.?.^ !LT^ """"J" ^ ^ Cy " ndriCa ' environment - * *• preferred embodiments, the cathode 
semb 2 ?nd ^ ^ C K fb0n CatalyS1, in COTbina,ion - 9 eneral V form the inside surface of the cathode as- 

^mrTtt I 0 " 96nera " y ,0rmS the 0Utside Surface of ,ne catnode assemb| y- The invention does 

contemplate embodtments wherem active carbon catalyst fully encloses the inside surface of the cathode current col- 

o?^.^! f ^ ^ SUCh mat th8 inSide Surtace 0f » e calnode assem Wy is defined generally 

overall by an inner surface of the active carbon catalyst 

THE CATHODE CURRENT COLLECTOR 

[0099] As illustrated in FIGURE 4. cathode current collector 32 has a cylindrical configuration and collects and trans- 
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ports electric current at and through, to and from, the cathode. The cathode current collector generally provides that 
structural material which contributes most to defining the overall length, and the inner diameter, of the air cathode. In 
the embodiment Illustrated in FIGURE 4, the current collector further provides substantially all the structural hoop 
strength present in the air cathode. 

s [0100] A preferred embodiment of cathode current collector 32 for use in an elongate cylindrical cell is illustrated in 
FIGURE 4 and is generally made from a square or otherwise rectangular, perforated metal sheet 40, illustrated in 
FIGURE 5. Metal sheet 40 has top and bottom edge portions 42, 44. respectively, and right and left edge portions 46, 
48, respectively. As illustrated in FIGURES 4 and 5, top and bottom edge portions 42, 44, and right and left edge 
portions 46, 48, are preferably not perforated like the remainder of sheet 40. 

10 [0101] While top and bottom edge portions 42, 44, and right and left edge portions 46, 48, can have some perforations 
in some embodiments, the high level of perforations extant over the remaining majority of sheet 40 is not prelerred in 
especially right and left edge portions 46, 48. 

[0102] For a "AA" size elongate cell, top and bottom edge portions 42, 44 typically have widths "W1 ■ of about 0.1 
Inch. See FIGURE 6. As discussed hereinafter, bottom edge portion 44 provides a smooth surface for facilitating elec- 
ts trical contact between current collector 32 and the cathode can. Top edge portion 42 provides a smooth surface for 
assisting in creating a seal against leakage of liquid electrolyte past the cathode assembly and grommet 1 8. 
[0103] Current collector 32 can be fabricated from a metal sheet as illustrated in FIGURE 5 into a cylindrical config- 
uration such as that shown in FIGURE 4 by, for example, welding, such as laser butt welding (FIGURES 4A. 4B), 
respective left and right distal edges 50, 52 of edge portions 46, 48 to each other to create a joint 54 along the length 
20 of the cylindrically configured sheet 40, thereby to fixedly secure the cylindrical configuration.- 

[0104] While joint 54 can be formed by e.g. welding overlapped elements of the structure of edge portions 46, 48, 
the resulting double thickness of sheet material 40 at the resulting joint 54 is not preferred. Accordingly joint 54 is 
preferably fabricated without layer-on-layer overlapping ot the structures of edge portions 46, 48 one on the other. 
Rather, distal edges 50, 52 are preferably butted against each other in fabrication of the butt welded embodiments 
2S shown in e.g. FIGURES 4A, 48. 

[0105] The illustrated e.g. butt welding thus creates longitudinal joint 54, which can be a series of spot welds (FIGURE 
4B), or can be a continuous weld (FIGURE 4A). Any other operable method of joining edges 50. 52 which thereby 
effectively converts metal sheet 40 into the cylindrical, or otherwise closed, configuration seen in FIGURE 4, is accept- 
able. The recited exemplary and preferred laser butt welding of metal sheet 40 can be done by Laser Services, Inc., 
30 Westford, Massachusetts, USA 

[0106] Right and left edge portions 46, 48 typically have widths "W2 a of about 0.03 inch, to provide desirable quantities 
of material from which butt weld 54 can be formed. 

[0107] Metal sheet 40 includes perforations 56 (FIGURES 5, 6, 7) extending through the thickness T1 " (FIGURE 
7) of metal sheet 40, from outer surface 58 to inner surface 60. A typical such metal sheet, suitable for fabricating 

35 cylindrical current collector 32 for a "AA" size elongate cell, contains about 4000 of such perforations 56 as illustrated 
by Table 1. The number of perforations depends on the sizes and configurations ol the perforations, and the widths 
■W3 B ot webs 62 between the respective perforations. Perforations 56 are preferably regular hexagons, measuring 
about .02 inch between opposing straight sides thereof. In the embodiments illustrated in FIGURES 4, 5, and 6, the 
widths "W3" of webs 62 are preferably also about 0.02 Inch. Accordingly, In the embodiments Illustrated in FIGURES 

40 4, 5, and 6, perforations 56 represent about 65% of the overall surface area of metal sheet 40. In general, for a cell 
intended for use to deliver a high rate of electrical discharge, perforations 56 should usually represent about 45% to 
about 70% of the overall surface area of thai portion of metal sheet 40 which is perforated. 

[0108] While perforations 56 have been illustrated as regular hexagons, a variety of other shapes are acceptable. 
There can be mentioned, for example, circles, squares, and e.g. equilateral triangles. Circular perforations 56 are 

45 illustrated in current collector 32 shown in FIGURE 8. Square perforations 56 are illustrated in current collector 32 
shown in FIGURE 9. However, because of advantageous resulting strength of the so-fabricated cathode current col- 
lector, and effective securement of the active cathode catalyst to current collectors having hexagonal perforation, reg- 
ular hexagonal perforations 56, as illustrated in FIGURES 5 and 6, are preferred. After hexagons, the other shapes 
which create corners are preferred because the comers improve securement ot the active cathode catalyst to the 

so current collector, as compared to. for example, circles, ellipses, and like shapes which are devoid of comer structure 
where two side edges of the corresponding opening come together. 

[0109] Table 1 illustrates typical parameters of various perforations such as those shown in FIGURES 5 and 6 for a 
cathode current collector sized for a "AA" size elongate cell. The column labeled "Open %' refers to that portion of the 
metal sheet which is perforated, irrespective of edge portions 42, 44 r 46, 48. 

ss 
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TABLE 1 
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erforation 


Spacing Between 


Perfs 


Open 


Pert 


Dime™ 


sions, in 


Perfs 


Per 


Area 


Cir 


Open 


Type 


w 


h 


horiz 


vert 


Cell 


In* 


Inch* 


% 


Hex 
Circle 
Square 
Triangle 

* _ n ■ 


.020 
.021 
.020 
.023 


.023 
.021 
.020 
.020 


.025 
.025 
.025 
.025 


.021 
.021 
.025 
.017 


4286 
4276 
3600 
5294 


1.63 
1.48 
1.44 
1.22 


296 
282 
288 " 
366 


65% 
59% 
57% 
49% 



, namely the sum of the circumference* of a8 the perforations. 

KSJSS^'; r ! aCti0 " Sit9S Where ,hG cathode *"* reaction takes place are believed to be located toward 
sHes the teS £? V?" * Si " Ce f '° WS Prions to reach the reacfbn 

sites the f ract.on of the projected cross-section of current collector 32 which is represented by the perforations 56 has 

the oeZZ m ^ T T ^ 9real6r thG ,,aCtbn ° f thS SUrface area of cu ™' ooLor'SnSSS by 

oerforaS In th T P f ^ ^ """^ °' ** Cath ° dS ,0r of e '^olyte through the 

perforations; and thus the greater the potential reaction rate. - 9 

n°„!HL. Whe , re 3 ,esserfraction of ,he surface area of current collector is represented by the perforations the 
potential reaction rate is correspondingly less. Thus, assuming that other parameters are not otherwise controlling' the 
pro ected area d the perforations can pos^efy. or negative*, affect the m^a^^^pJ!^^^ 

fheTbSo T T: CX0 ' ? T 01 ' 0 " ra,e ' *" ° Pen fracU0n ° f the CUfrent co,,e <*" ^rface area thus r plants 
the ability to design the current collector as the control mechanism for determining the overall limitinq reaction rate of 
the cell, and thus the limiting current of the cell. According*, where it is desired to increase, a rTZs the 
rZV Cel1, nUmbef SiZ6S ° f Prorations 56 can be specified accordingly. 9 
0112] Where the sizes of perforations 56 are desirably reduced, but limiting current is to be maintained or increased 

on !; ° ,P erf ° rat,0nS fe aCCOrdn9V inCreaSed - 7T1US - "^erandsizes of perforations 56 depends in gTn'ai 
on heperformance parameters desired for cell 10. in combination with the physical strength required of the current 

oeSnL , ,Went0rS T 3 "* "»» °' SiZ6S ** perforatio " s 56 ' ™« * ^oTnumbe "o 

[SSanl^n cu "' f 8nt , co " ect f ^ 033 |9SS »*n ^out 200 perforations, and maintains the perforations having 

£l w J 9 ? S 01 me ° Vera " SUrfaCe afea °' lhe CUrrent co,,ector - ,he P h y sical st ™gth of the current 

oo lector and/or securement of the active caibon catalyst to the current collector may be compromised. 

EL T ral ' ,ncreasin 9 1,16 number * Perforations ctoes not appear to have any negative affect on cell per- 

oeZfi^° WeVer ' ^ m nUmbef ° f P 6 ^ 0 " 8 is °ver a gKren metal sheet surface area, the sizes of the 

2SZ eSSan ! ' FUrth8r ' 38 lh9 ,ar96t SiZS 0< the P^ 0 " b reduced - the ability to fabricate 

£!f!SLt,^ hateVer the taf9et nUmbSr ° f P erforations and tne ^ size of the perforations, it is preferred that all 
SSST °" a 9IVe " current Mor b9 aenera,| y * 9 size, and that the perforations be generally unffomSy 

SZSISZZ o P ^ rate f I 69 !" 55 °' ^ CUfrent C ° ,teCt0r - The Deriorated reoion 55 fe ■»» Portion bounded by 
™>™ ™ T P ' ^ T ef1, 8nd P 0 * 0 " 3 ' aS a PP r °P ria,e -""Perforate- border regions include any border 
ESlt l IT V * iCh ' S Perf ° rated 10 80 eXtent less than the extent of perforation of 

wtthf 9 IOn ' f t 6reaS ""P 9 * 0 * 49 " re,9re to e -9- oo-der regions which are fully without perforations. It is 

border T ° k T"™ th3t "* ° ne CUfrent COl,ector teve one - ■* combination, or all of perforated 
borders, imperforate borders, and truly imperforate borders. 

maS, J£ n 3 ? 1 " 3 ' 6ma,le ; th9 ter 9 9t 8ize ,or 109 Prorations, the greaterthe difficulty, and cost, of repeatedly 
making the perforations to specrfic size, configuration, spacing, and/or location. Thus, as the target size of the perJ 
rations « reduced, one either sacrifices precision and repeatability of size, configuration, spacing, andbr location of 

oerf^^^^^^ 

perforations 56. and the cost can be tolerated, the number of such perforations in a cathode current collector sized tor 
size elongate cell, can be any number up to and including 10.000 perforations, or more. However, for a 'AA' 

numh fl e ^ „ e o H Umber Of K Deri0rations is P r9ferf9d to be about 500 to about 6000 perforations, with a normal average 
number of perforations being about 4000 perforations. 
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[0117] Accordingly, the actual number of perforations used in a particular implementation of the invention results 
from balancing the benefit, if any, in the particular use for which the cells are planned, of a larger number of smaller 
perforations against the cost of making such larger number of smaller perforations. 

[0118] The acceptable range of the number and sizes of perforations, of course, depends on the size of the overall 
s surface area of metal sheet 40 being perforated. Thus, where a larger cell is being fabricated, and a respectively larger 

overall surface area of metal sheet is being perforated as the current collector, the upper end of the range of the 

acceptable number of perforations is increased accordingly. Where a smaller cell is being fabricated, and a respectively 

smaller overall area is being perforated as the current collector, the lower end of the range of the acceptable number 

of perforations is reduced accordingly. 
io [0119] In the preferred embodiment, perforations 56 as in FIGURES 5 and 6 are preferably fabricated by placing a 

suitable photo mask on metal sheet 40. The unmasked areas of the sheet are then acid etched to thereby fabricate 

the perforations. 

[0120] In an alternate construction, current collector 32 can be made of woven wires rather than a perforated metal 
sheet. Preferred screen size corresponds to greater size wire and openings than 200 standard mesh size. Mesh sizes 
15 of about 1 6 to about 1 00 tend to work well. Mesh sizes 24, 37, and 40 work particularly well. Similar sizes for perforations 
56 and webs 62 are contemplated In the embodiments made with etched metal sheet. 

[0121] In some embodiments, metal sheet 40 is perforated right up to and including right and left distal edges 50, 
52, while edge portions 42 t 44 are retained imperforate, whereby edge portions 46, 48 are obviated. Further, woven 
wire embodiments may not include imperforate edge portions 46, 48. in such embodiments, butt welding of distal edges 

20 so, 52 to create joint 54 is somewhat more difficult because of the void spaces between webs 62 at distal edges 50, 
52, or between adjacent wires in woven wire embodiments. In place of butt welding, cooperating webs 62, or corre- 
sponding wires 62, can be interdigitated, and edges of such interdigitated webs or wires can be welded together as a 
third example of methods of forming joint 54. Given the greater precision required for joinder of edges 50, 52, where 
perforations 56 extend to edges 50. 52. fabrication considerations suggest that such embodiments are not preferred. 

25 [0122] In still other embodiments, metal sheet is perforated right up to top and bottom distal edges 57, 59, while 
edge portions 46, 48 are or are not retained imperforate, whereby edge portions 42, 44 are obviated. In such embod- 
iments, use of the upper edge area of cathode current collector 32 in forming a seal against electrolyte leakage may 
be somewhat degraded such that there may be a need to employ other provisions for leakage control. Similarly, use 
of the lower edge area of the cathode current collector as a contact surface for making electrical contact with the 

30 cathode can may be somewhat less robust than imperforate embodiments, such that other provisions for electrical 
contact may be employed. However, such spaced contacts between the cathode current collector and the cathode can 
or other cathode terminal is routinely used with satisfactory result, in air depolarized button cells. Nonetheless, con- 
siderations of performance potential suggest that perforations up to top and bottom distal edges 57 , 59 are not preferred. 
[0123] Metal sheet 40 can be made from any material which provides suitable conductivity for collecting and trans- 

35 mitting the electrical current flowing through the cathode, while tolerating the alkaline electrolyte environment. Typical 
material for metal sheet 40 for embodiments Illustrated In FIGURES 1 , 2, 3A, 3B, 4, 5, 6, and 7, for a size "AA" elongate 
cell is nickel sheet .005 inch thick. The range of thicknesses of the cathode current collector for a size B AA' cell is from 
about .003 inch to about .010 inch. Thinner materials outside the recited range may be difficult to fabricate, and may 
lack sufficient structural strength. Thicker materials may be too rigid to fabricate into annular shape. In addition, such 

40 thicke r materials do use greater amounts of raw materials, and do occupy a greater fraction of the limited space available 
inside the cell. 

[01 24] The full complement of sizes within the recited range can be utilized In the invention, tor example and without 
limitation, .004 inch, .006 inch, .007 inch, or .008 inch. Thinner material is preferred where emphasis is placed on min- 
imizing the thickness of non-reactive materials, thus to provide greater internal volume inside the cell for packing in a 
45 greater quantity of electroactive anode material or thus to control weight of the cell. Thicker material is preferred where 
emphasis is placed on physical strength and/or rigidity of the air cathode assembly. 

[0125] Hoop strength of annular current collector 32 as in FIGURE 4 is related to the mathematical square of the 
thickness of sheet metal 40. Thus, the strength of a current collector .007 inch thick has approximately two times the 
hoop strength (7 X 7 = 49) of a corresponding current collector which is .005 inch thick (5X5 = 25). Overall, the ratio 
so of the strength of the .007 inch thick current collector to the strength of the .005 inch thick current collector is thus 49/25 
= 1.96/1. 

■ " [0126] In other embodiments, metal sheet 40 is replaced with e.g. cross-bonded woven wire of a size similar to metal : 

sheet 40. In such structure, the wires generally take the place of webs 62. The diameter of such woven wire is generally 
about .003 inch to about .010 inch thick and includes the full complement of sizes within the recited range, as recited 
55 herein for the sheet metal thickness. Current collectors can be fabricated from such wire by butt welding, as in FIGURE 
4, adjoining surfaces of respective cooperating wires in the weave. In place of butt welding, cooperating wires can be 
interdigitated as discussed herein above, and cooperating edges of such interdigitated wires welded together, as shown 
in FIGURE 4C. The bottom edge of FIGURE 4C illustrates perforations 56 extending to the distal edge 59 of the bottom 
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of the current collector. FIGURE 4C further illustrates the wires (e.g. 62) interdigitated at the lower portion of the FIG- 
URE, and the interdigitated wires welded to each other to form joint 54 at the upper portion of the FIGURE 
[0127] Still another embodiment of the cathode current collector is represented by an article woven or otherwise 
fabricated I as a seamless annulus. e.g. cylinder. Where a seamless annulus is woven, top and bottom edge portions 
42, 44, and right and left edge regions 46, 48, are obviated, although imperforate edge portion elements representative 
of imperforate edge portions 42, 44 can be secured to the woven article as by welding at or adjacent upper and lower 
distal edges of the seamless annular current collector. 

[0128] Regarding other materials which can be used in pfece of the nickel sheet, there can be mentioned nickel 
plated steel, nickel plated stainless steel such as 305 stainless steel, nickel plated iron, and like materials either alone 
or as composite compositions or platings, such other like materials being, for example, noble metals such as gold 
silver, platnum, palladium, iridium, rhodium, and the like, which can tolerate the alkaline environment inside the cell 
without excessive local e.g. gas generating reactions. Where a plating is used, the substrate is preferably plated after 
perforations 56 are fabricated. 

I0 l 29 ! o!?a URES SA, ? B ' 5C ' andSD '^present af urther implementation of the concept of providing a cathode current 
coltector 32A in an ar depolarized cell 510. wherein the cathode current collector has an imperforate border regbn 
61 A the outer edge 67A of Imperforate border region 61 A being an elongate electrical contact surface providing elec- 
tncal contact d.rectiy or indirectly, with cathode can 528 or other cathode conductor or terminal. In the embodiments 
represented by FIGURES 5A. SB. SC. and 50, current collector 32A represents a flat sheet configuration such as the 
-LJf configuration used for cathode current collectors in commercially available air depolarized button cells 
[01 30] As seen in FIGURE 5 A, current collector 32A has agenerally perforated central region 55A. and an imperforate 
border region 61 A extending entirely about and thus generally encompassing or surrounding the central region While 
any of the above illustrated or suggested configurations can be employed for the perforations, perforations 56A further 
illustrate perforations having square configurations. 

[0131] Optional slots 65A extend inwardly from outer edge 67A of border region 61 A. generally toward the central 
region and may extend the full distance to the central region. Slots 65A provide structure effective to enhance pre- 

2? L?A, »^ ' * U * ° Vera " COntr ° l * doming ° f ,he cathoda the doming being illustrated at 

7 \H « ' an air de P° larized button ce »- Namely, the number, and the shapes, such as depths and widths 

of slots 65 are related to the degree of darning of the air cathode assembly. 

[0132] A wide range of shapes are contemplated for slots 65A, including without limitation the illustrated rectangles 
as well as squares, circles, semi-circles, triangles, slits, dart-shaped openings, irregular openings, and the like While 
the Hlustraled rectangular slot openings extend general perpendicular to outer edges 67A, other angles and opening 
shapes can be used so long as the respective openings extend generally toward central region 55A. Accordingly in 
general, and with allowance for variations according to the shapes of slots 65A. the greater the fraction of the surface 

££^"5." y ^ " W5 " which fe also occu P ied ^ s,ots 65A - *>• greater is the control over doming. 

[0133] The mention contemplates a variety of widths "W5' of border region 61 A Where a seal or grommet 518 is 
used between an anode can 531 and cathode can 528 In a button cell, as illustrated generally In FIGURE 5D such 
seal or grommet overlies an outer peripheral portion of the air cathode assembV thereby blocking off lhat outer pe- 
ripheral portion of the air cathode assembly from access to anode material at the separator. Such blocking off of the 
outer peripheral portion of the air cathode assembly significantly reduces usefulness of that outer peripheral portion 
in tne cathode i half reaction, such that the remaining inner portion of the air cathode assembV namely that portion 
inwardly of and not blocked off by, the seal or grommet, b sometimes referred to as the reaction surface area or similar 
nomenclature. 

[0134] Returning again to FIGURE 5A. the width 'W5' of border region 61 Acan generally correspond with the entire 
outer peripheral portion of the air cathode assembly, which will face the seal or grommet without negatively affecting 
or otherwise controlling the useful size of the reaction surface area of the air cathode assembV And the wider the 
border region, the more effective is the border region in assisting in controlling doming of the cathode assembV. and 
in assisting m controlling leakage of electrolyte around the outer edge of the cathode assembV as well as providing 
improved electrical contact with the cathode can. as compared to a current collector wherein the border region and 
central region are similarly perforated. 

[0135] While current collector 32A is preferably configured as a single sheet having suitable perforations, slots, etc.. 
a vanety of other structures and configurations are contemplated, along with corresponding methods of fabricating 
such other structures and configurations. For example, the current collector can be made from an imperforate band 
affixed, as by welding, to a woven wire central region. 

[0136] In current collector 32A, e.g. sheet material structure used in central region 55A wire structure used in central 
region 55A. or sheet or wire used in border region 61 A can have thicknesses of about .003 inch to about 010 inch 
with thicknesses of about .004 to about .008 inch being preferred. Most preferred material thicknesses are about 005 
inch to about .007 inch, including about .006 inch. 

[0137] The range of materials which can be used to fabricate current collector 32A includes the same compositions, 
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and the same structures, as are recited above for current collector 32. Any known method tor making perforations in 
metal sheet can be used to make perforations 56A t including the use of woven wire to fabricate the perforated central 
region, or the above noted combination of photo mask and acid etching of metal sheet. Thus, 'perforated; "imperforate, 
■ and like expressions include, without limitation, both perforated metal sheet material, woven wire articles, and articles 
made of woven web material. Web material is an ebngate wire-like or strap-like structure having width greater than 
top-to-bottom thickness. 

[0138] Perforations 56A, and the corresponding webs, can have any. of the shapes and configurations described 
above for perforations 56 such as square, circular hexagonal, and the like. 

[0139] FIGURE 5C illustrates generally a process tor fabricating current collectors 32A. As suggested in FIGURE 
5C. cooperating registration holes 533 are fabricated along opposing edges 535, 537 of a suitable metal strip 539 
having thickness and composition consistent with the above recHed thicknesses and compositions. Suitable photo 
mask and acid etching are then employed, in cooperation with registration holes 533, thereby to fabricate multiple 
spaced circular arrays 541 of perforations 56A representing respective central portions 55A of precursors of current 
collectors 32A. The respective arrays 541 are subsequently punched from metal strip 539, along with a corresponding 
border region about each array, to thus fabricate a corresponding number of cathode current collectors 32A. As an 
array Is punched out of strip 539, the correspondingly punched border region becomes region 61 A In the respective 
current collector 32A. 

[0140] An advantage of the border region 61 A, as compared to a current collector made entirely of woven wire or 
the like, is that the entire outer edge 67A of the border region is available for making electrical contact with the cathode 
can whereas only ends of the respective wires are so available in a current collector made entirely from wire, for making 
electrical contact with the cathode can. In addition, the border region participates in the formation of an effective seal 
against leakage of electrolyte out past the grommet and thence out of the cell. 



THE ACTIVE CARBON CATALYST 



25 



[0141] Active carbon catalyst 34 is generally supported on current collector 32. The active carbon catalyst provides 
reaction sites where oxygen from the air reacts with water from the electrolyte, e.g. according to the above cathode 
half reaction, to generate the hydroxyl ions which are later used in the anode to release electrons, e.g. according to 
the anode half reaction. Carbon particles in the active carbon catalyst thus provide solid reaction sites for the air/ltquid 
to interface where aqueous liquid and gaseous oxygen come together and effect the electroactive cathode half reaction. 
[0142] The carbon catalyst cooperates with the current collector in collecting and/or conducting current within the 
cathode in support of the cathode half reaction. 

[0143] In order to limit eternal resistance in the cathode, during the process of joining carbon catalyst to the current 
collector, the carbon catalyst is brought into intimate contact with current collector 32, including and especially at per- 

35 forations 56. Referring to FIGURES 3A, 7 and 10, carbon catalyst 34 preferably extends through perforations 56 and 
extends outwardly of the pro|ectlons of perforations 56 at and adjacent inner surface 60 of current collector 32. Thus, 
the carbon catalyst is generally intimately interlocked with current collector 32, through perforations 56, about the 
perimeter edges of the respective perforations, at both outer and inner surfaces 58, 60 of the current collector. , 
[0144] Referring to FIGURE 10, upon completion of assembly of the carbon catalyst to the cathode current collector, 

40 carbon catalyst 34 preferably covers the entirety of that portion of cylindrical outer surface 58 of the current collector 
which lies between top edge portion 42 and bottom edge portion 44. 

[01 45] Carbon catalyst 34 is a combination of carbon particles, a binder, and processed potassium permanganate. 
During processing of the potassium permanganate in creating carbon catalyst 34, the carbon reduces the nnanganese 
to valence state +2 (hereinafter -manganese (II)"). The combination of valence state +2 manganese, with suitably 
45 activated carbon, acts successfully as catalyst for reduction of oxygen in air cathodes. As a result of in situ reactions, 
catalytically active manganese (II) forms in the matrix of the active carbon catalyst. 

[0146] Carbon catalyst 34 can be fabricated, and mounted on current collector 32 as follows. The carbon used in 
fabricating catalyst 34 is represented by carbon particles having surface area greater than 50 square meters per gram 
(nvVg), preferably greater than 150 nvVg, more preterabty greater than 250 nrVg, still more preferably between about 
250 m2/g and 1 500 m 2 /g. yet more preferably between about 700 rrrVg and 1 400 m 2 /g, further more preferably between 
about 900 nrVg and 1300 m 2 /g, and most preferably between about 1000 nrVg and 1150 m 2 /g. 
[0147] In a preferred embodiment, carbon of the present invention has the following: characteristics; surface aroa 
between 1000 m 2 /g and 1150 m 2 /g, apparent density of about 0.47 g/cc to about 0.55 gfcc, preferably about 0.51 g/ 
cc* real density of about 1 .7 g/cc to about 2.5 g/cc, preferably about 2. 1 g/cc; pore volume of about 0.80 to about 1.0 
ss g/cc, preferably about 0.90 g/cc; specific heat at 1 00 degrees C of about 0.20 to about 0.30, preferably about 0.25 
and about 65% to 75% of such material will pass through a wet -325 US Standard mesh screen wherein the nominal 
opening size is .0017 inch (.045 mm). Such preferred carbon is available as PWA activated carbon from Activated 
Carbon Division of Calgon Corporation, Pittsburgh, PA. 
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[0148] Generally, a range of carbon particle sizes is acceptable for processing of the material required in fabricating 
I -Z k°" cata| y st -, Par1icle si2e be measured using a laser light scattering technique such as. for example 
bat Provided by us,ng a Model 7 9 91 MICROTRAK particle-size analyzer manufactured by Leeds & Northrup 
[01 49] Typical particle sizes of particles of the preferred PWA carbon are given numerically in Table Z 

. TABLE 2 



Particle Size of PWA Activated Carbon Particles 


Diameter, Microns 


Volumetric Percent 


125-176 


-0- 


88-125 


11.8 


62-88 


7.1 


44-62 


9.7 


31-44 


17.1 


22-31 


12.4 


16-22 


7.4 


11-16 


7.3 


7.8-11 


10.0 


5.5-7.8 


5.1 


3.9-5.5 


5.6 


2.8-3.9 


4.1 


0.0-2.8 


2.0 



22? TABLE Z PWA SCtiVated Cafbon particles have si2es ra "9 in 9 Primarily between about 8 

microns and about 125 m.crons, with about 71% by volume being small enough to pass through the .045 mm opening 
of a -325 mesh screen about 65% by volume of the particle sizes being between 16 microns and 125 mlcronsT about 

less 1hL V 4 U rnic e rans n9 *" ^ ^ ^ * M ° f ab ° Ut 6% by VO,Ume beh 9 

[0151] m the embodimentscontemplatedforuseinthis invention, adegree of physical mechanical integrity is required 
of sheets of the active carbon material to enable the process of joining and securing the active carbon to the cathode 
curren collector. To that end. polymeric halogenated hydrocarbon binder, or other suitable binder, is distributed sub- 
stantially even y throughout the mixture of carbon particles and manganese moiety. While choosing to not be bound 
by theory, applicants believe that, in some embodiments, upon completion of the steps performed in fabricating tie 
carton composition into finished sheet form, the halogenated hydrocarbon binder forms a 3-dimensional web of inter- 
locking fibers or fibrils of the binder material, thus imparting desired physical sheet integrity to the active carbon catalyst 
composrtion/mixture. 1 

l VI 2 \ • A u pre,erred binder •» Polytetrafluoroethylene (PTFE). The optimum amount of PTFE is about 5% by weight 
of the finished active carton catalyst product Other binders known to bind carbon particles of the stated size range 
in fabncating electrodes, are acceptable. range, 

I ? 5 ?^ 1 ! l8SS bi " der Ca " bS US9d ' betWSen about ^ by wei 9 nt and about 10% b Y wei 9"t- Where less than 
about 3% binder is used, the binding effect may be unacceptably low. Where greater than 1 0% bhder is used, dielectric 

r«c!f"^ "» u properties of the binder can result in less desirable electrical perfomiance of the electrode 

[01 54] The following steps can be used to make the active carton catalyst. 1000 milliliters of distilled water is placed 

H "^ rea< 5 ve coma iner. 19 grams of KMn0 4 (potassium permanganate) are added to the container. The mixture 

of KMn0 4 and water is mixed for ten minutes. 204 grams of PWA activated carbon having appropriate particle sizes 

set forth above are added slowly to the central mix vottex while mixing Is continued. After ten minutes of further mixing. 

51 grams of PTFE (TEFLON T-30 available from DuPont Company. Wilmington. Delaware) to added slowly, uniformly. 

and without interruption to the mix vortex, and mixing is continued for yet another ten minutes at the speed required 

to maintain a vortex in the mix after the PTFE is added, so as to make a general^ homogeneous mixture of the liquid 

and solid components and to fibrillate the PTFE. ' " 

[ ? 15 , ™ ThS reSUrn9 P ° wder mixhJre fe 1hen separated' from the water by e.g. filtration through Whatman #1 or equiv- 
alent fitter paper, and heated in an oven at about 100 degrees C. to about 140 degrees C. for 16 hours or until dry to 
obtain a dry cake of the carbon, manganese moiety, and PTFE. 

[0156] 3 grams of Black Pearls 2000 carbon black, and optionally 5 grams of pre-densified cathode mix from previous 
manufacturing runs, are placed in a Model W10-B Uttleford Lodige High Intensity Mixer along with Ihe above^btained 
dry cake of carbon, manganese moiety, and PTFE. The mixture is mixed at 2600 rpm at ambient temperature for 30 
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minutes, or until any and all agglomerates in the mixture are broken down, and the mixture becomes free flowing, 
thereby to make a free-flowing powder mixture 64. 

[0157] The resulting free flowing powder mixture 64 is rolled into web form in a manner generally illustrated in FIGURE 
1 1 . Referring to FIGURE 11, carbon powder mixture 64 is placed in a hopper 66 and fed downwardly through the hopper 

s to a discharge opening such as slot 68, which feeds the powder mixture to a first nip formed by a pair of polished steel 
rolls 70 at suitable speed to position a sufficient amount of the carbon powder mixture above the nip formed between 
the rolls, with which to form a generally continuous web of such powder mixture. Rolls 70 are driven in cooperating 
directions illustrated by arrows 72, at constant common speeds, thus to draw the powder into the nip between the rolls. 
The spacing between rolls 70 is set at a fixed distance sufficient to draw the carbon powder, mixture into the nip and, 

io by the pressure exerted on the carbon powder mixture as the mixture passes through the nip, to fabricate the carbon 
powder mixture into a web 74, having a thickness of about 0.004 to about 0.01 0 inch, preferably about .004 inch to 
about .006 inch, and a with machine direction (MD) and a cross machine direction (CD). The constant speed of rolls 
70 produces a web 74 having a relatively uniform thickness along the length of the web. 

[0158] While the web fabricated at rolls 70 can thus be consolidated from powder form to a single web body, the web 

is so fabricated is quite fragile. 

[0159] After the web Is consolidated as illustrated in FIGURE 11 , the web may be wound up as a roll (not shown) or 
otherwise consolidated or packaged for storage and/or shipment. In some embodiments, web 74 is cut cross-wise 
(along the CD direction) to thereby produce individual, e.g. generally rectangular sheets 80, illustrated in FIGURE 12. 
I n such embodiments, 2 to about 6 such individual sheets 80 are stacked on top of each other with the machine direction 

20 (MD) in sequential sheets in the stack being oriented transverse, preferably perpendicular, to each other. FIGURE 12A 
shows such a stack 82 of 4 sheets 80A, BOB, 80C, 80D. Arrows 84 indicate the MD in each sheet, illustrating the sheets 
being oriented perpendicular to each other. A stack of 4 such sheets, each having a thickness of about 0.005 inch, has 
a combined thickness of nominally about .020 inch. 

[0160] With sheets 80 so stacked and arranged, the 4-sheet stack is passed through a second nip illustrated by rolls 
2S 86. Rolls 86 are shown spaced apart for illustration purposes in FIGURE 1 2A. The spacing at the nip between rolls 86 
is set and held at a uniform nip gap significantly smaller than the sum of the thicknesses of the sheets in the stack. 
(0161] The size of the spacing between rolls 86 at the gap should be less than 75% of the combined thicknesses of 
.the sheets making up the stack. Preferred size of the spacing is from about 20% up to about 60% of the combined free 
thicknesses of the sheets making up the stack, with a more preferred range of about 25% to about 40% of the combined 
30 "thicknesses. 

[0162] During processing of the stack 82 of sheets, rolls 86 preferably rotate at a generally constant speed in coop- 
.erating directions illustrated by arrows 87, and thereby draw the stack into the nip, thus working the composite 4-sheet 
..stack. As stack 82 passes through the nip, the sheets are, in combination, mechanically worked by rolls 86. with the 
.result that the worked composite sheet stack 82W is significantly stronger than the unworked sheets, whether taken 

35 . alone or in combination. The composite sheet stack is preferably so worked in suitable nips, preferably from 2 to about 
6 times, or more, until the worked composite sheet stack Is suitably toughened or otherwise strengthened that the 
resulting worked composite sheet stack 82W can be handled by commercial speed production equipment in fabricating 
elongate electrochemical cells of the invention having cathode assemblies having generally arcuate configurations 
generally corresponding with the outer arcuate sides of the respective cells. 

40 [01 63] The overall effect of the working of the stack of sheets is to reduce the thickness of the stack and to effectively 
cross-bond and thereby consolidate the sheets to each other, such that the directionality of the strength of web 74 (e. 
g. the MD/CD ratio of tensile strength) is more evenly distributed in the MD and CD directions in the thus-consolidated, 
unitary worked sheet 82W than in an unworked sheet of similar thickness. Namely, the ratio of crossing tensile strengths 
is closer to "1" in the unitary worked sheet than in the unworked sheets, whether the unworked sheets are taken 

45 individually or in combination. In addition, applicants contemplate that the work done in the first and second nips at 
rolls 70 and 86 further fibrillates the binder, and interconnects the associated fibrils, into a three-dimensional net-like 
arrangement of interconnected binder fibrils, thus to assist the binder in its role of binding the carbon and Mn(ll) moieties 
into the resulting worked sheets 82W, or otherwise containing or holding the carbon and Mn(ll) moieties in sheet form. 
As a mechanical act, the contemplated three-dimensional net-like binder arrangement is believed to receive and hold 

so the carbon particles in the sheet structure, primarily by mechanical entrapment. 

[0164] PTFE, as a binder, can also serve as a chemical bonding agent, bonding carbon particles together to form 
an adhesively-defined matrix. While adhesive properties of PTFE are generally activated by heat, applicants contem- 
plate that the work energy utilized in the working of the stack of carbon sheets as at the nip formed by rolls 70 and 86 
may be effective to so heat the compositions of the materials being rolled as to concomitantly and concurrently activate 

ss the adhesive properties of the PTFE. Applicants thus contemplate that the binding performance of the PTFE in active 
carbon catalyst of the invention may be a combination of mechanical entrapment and such chemical adhesion. 
[01 65] The resulting worked sheet 82W is sufficiently strong, in all directions, to tolerate commercial processing. The 
typical worked sheet has an overall thickness in the range of about .003 to about .01 0 inch, preferably about .004 go 
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about .008 inch, and most preferably about .005 go about .007 inch 

[0166] The following description applies to assembling a worked carbon sheet 82W to a cylindrical cathode current 
collector 32 such as that described in FIGURE 4. A work piece 88 (FIGURE 14) of s.^^lx^lZ^ 

5£» STkSSr as F1GURE 1ft Thus - work pi9ce 88 is narrower than cathode cu ™' 

[0167] Work piece 88 has a length sufficient to wrap about the entire circumference of cathode current collector 32 

m« P w I 8 ° Ver,aP b0,Ween ,he ' eadin9 ed9e * the wra P «■ *• trailing edge of the wrap 

ro lb 92A, 92B. 92C. The lengths of rolls 92A. 92B. 92C are generally greater than the lengths of the cathode current 

2lt e h T bV ' k° ° ther e ' ementS °' ,hS air M * 8 * a3Semb, » «"* 'acilHate^Rdla 92a!1S? 92C are 
ahgned wrth each other as shown ,n FIGURE 1 4, and are spaced from each other whereby the rolls typically bw Z 
necessarily always, rotate without touching each other W 0 ™* DU * not 

aTnS.^H!! 0 .^ 1 ' 7 ' Prefera ^' C0 " eCt0r 32 iS firSt S,ipped OVer m e -9- steel ««"*el 93. The mandrel 

generally fijs the space across the dameter of the current collector. The current collector, in combination wrth ^e 
mandrel when the mandrel is used. Is then Inserted Into the central opening defined by the stacTS^92A 9^6 

o a ,R ° ath0de ° Urrent Ootoo,or 32 R0,,S 92B ' 92C - a ' e P referab * «i mounted to a supp^rt 

such that rolls92B92Cres,stthe pressure appliedby ro«92Athrough mandrel 93 and current Elector 32 AccorS 
the force apphed by roll 92A is effectively applied to current collector 32 and mandrel 93. Thus the pressure onle 
rolls causes the rolls to apply pressure to outer surface 58 of the current collector 

[01 70] with pressure thus behg applied to the outer surface of the cathode current collector in the midst of the 3-roll 
top rol 92A. centered between top and bottom edge portions 42. 44 of the current collector. E g top roll 92A is then 

tZfSS?™- indiC3,e K d ^ aTO " 94> DfiVeS ° f b0B " n ro ' ,S 92B ' 920 are connected t° the dXe o 92A 
through surtable gearing or other apparatus, not shown, which causes the bottom rolls to rotate in unison at constant 

SSZS^JSTJT tcp ro " 92 * such that ro,,s 92A - 92B - 92C provide a — dri - d= 

^SSJUH!^ T mS CUrren ' C0 " eCtOr S ° ,Umin9 in ccmT1on ' the CUfrem col,ector being driven collectively 
and ,n common by the rolls, and with a leading edge of carbon sheet work piece 88 disposed against the nip the work 
p.ece » drawn into the nip by rotation of the rails and the current coDector. As the work piece is draw, ZoSeZ 
downward force » being applied to top roll 92A and thus to cathode current collector 32 P nJtaSTe2« *rt 

1,18 0UtsWe surface °' ,he ca,hode current co,,ec,or - Rotation of rolls 92 * 926 K£«£2 

colleclor. S ' Pr09feSSIVely drawin9 work ? iece in *° ^e nip. and onto outer surface 58 of the current 

Solf^t P° rtl °n of the work p.ece into sequential pressure relationships wrth all 3 of rolls 92A. 92B. 92C at the 
n.ps formed between the respective rolls and current collector 32. Rotation of the rolls, and of the current collector 
continues until the full length of the work piece has been worked by all three pressure rolls 

[0173] As drawn into the entrance nip at roll stack 90. wo* piece 88 is a generally soft, pliable carbon-based sheet 

™™ T T 9 " P 6rtora1lons 56 work piece 88 as illustrated in FIGURES 3A. 3B and 7 

S ft eXm,ded ma,8rial m0V6S thrOU9h P ertora «on S S6. the camon material is confined to the 

cross-sections of the respective perforations. As the leading edges of the extrusions in the respective perforations 

tew J the cSoTlTfr !T 1 qU6eZe ea * 0n ma,efial betWee " ™" P' 3 ^ deformation 

ZioU flSSTJS ,f «^ ° f * nner SUrfaCS 6 °- ^ the ,6adin9 ed9es °t the material, which is 

SESJT^* parforatrons 56, flow and extend outwardly of projections of the respective perforations 56 at and 

T 8 • S f C l° f CUrrent C °" eCt0r 32 ' thUS ,0 mechani ««y ^terlock at least leading portions of the respec- 
inner and outer surfaces of the cathode current collector, through perforations 56 

™, 7S ? , * a ' llus < tra,ed P rocess - ^ resisting force of mandrel 93 limits the thickness of projection of the carbon 

^JTSnwT 5U r rfaCe ^ ° f ^ ° Urrent CO " eCt0r - OVera "- th6 feSU,t °' ^ P— 3 fe ^at «he 

c™ ^.L, T, " ° f CUrr6nt C °" eCt0r and caiban Catalyst 15 a 9 eneral| y ^tinuous matrix of webs 62 of the 
SrSr^^TTf ^ diSC ° ntinUOUS re9ions ot ^e carbon materia., and wherein the carbon material ex- 

cT*™ r • , ^ 2 " . tyP , ,Ca " y abOUt 1 mi ' limeter ° f ,eSS - aher P focesses b e "*ed. » desirad to apply the 
carbon material as a layer, .ncluding over webs 62. such that the carbon covers substantially all of the inner surface 
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of the cathode current collector, and defines substantially the entirety of the inner surface of the combination of the 
current collector and the carbon material. 

[0176] The common and relatively constant speeds of rolls 92 provide a generally uniform thickness "T2" to the 
resulting layer of carbon-based material which is applied to the outside surface 58 of cathode current collector 32. 
s [0177] In the embodiment illustrated in FIGURE 14, the pressure on the carbon sheet workpiece and on the cathode 
current collector in stack 90 is applied by a pair of pneumatic cylinders (not shown) having working diameters (cylinder 
bore size) of 1.06 inches. The pneumatic cylinders urge top roll 92A downwardly against the outer surface o1 current 
collector 32 as illustrated by arrows 95, and apply force through current collector 32 and mandrel 93 against bottom 
rolls 92B, 92C. 

10 [0178] As illustrated in FIGURE 14, downward force on top roll 92A is transferred through current collector 32 to 
mandrel 93 at top roll 92A, and from mandrel 93 back through current collector 32 to rolls 92B, 92C at the interfaces 
of rolls 92B, 92C with current collector 32. Accordingly, when downward force is applied to roll 92A, with mandrel 93 
and current collector 32 In place as seen In FIGURE 14, the force passes through mandrel 93 and Is applied to current 
collector 32, substantially simultaneously, at the 3 locations of linear contact, namely the three nips, between current 

is collector 32 and respective rolls 92A, 92B, 92C. 

[0179] The relationship of the mandrel in the stack is such that the mandrel Is held in the stack generally by the forces 
applied by the stack of rolls. Namely, the mandrel generally floats, in surface-to-surface contact with rolls 92A, 92B, 
92C, within the opening defined between rolls 92A, 92B, 92C, both when rolls 92A. 92B, 92C are motionless, and when 
the rolls are turning in performance of the operations the rolls were designed to accomplish. 

20 [0180] As work piece 88 is introduced into the nip, the force being applied by the top roll against the current collector 
is thus imposed on the work piece, and much of the respective force is accordingly transmitted through the work piece 
to the current collector As the work piece is drawn into the stack of rolls, force is first applied to the leading edge of 
the work piece by roll 92A. 

[01 81] As the work piece leading edge progresses past roll 92A, the movement of the leading edge out of the nip at 
2S roll 92A correspondingly releases the nip force from the leading edge, and such force is correspondingly applied and 
released twice more as the leading edge respectively passes through the nips defined between rolls 92B and 92C and 
current collector 32. The remaining portions of the carbon sheet work piece are likewise subjected to three consecutive 
applications of lines of force at rolls 92A, 92B, 92C, with corresponding releases of the force between respective force 
applications as such portions pass into and through the respective working nips. Thus, when the fuy length of the work 
30 piece has been received into the stack of rolls, and the stack is effecting rotation of the work piece in the stack, force 
is Being simultaneously applied to the work piece at three spaced lines extending along the length of current collector 
32 and respectively along the width of work piece 88. It will be understood that force is being applied constantly and 
uniformly to the rolls, and that the application and release of force to current collector 32 and workpiece 88 is a result 
of the current collector and work piece passing between a roll and the current collector (force applied) and out from 
35 between a roll and the current collector (force released), all while a preferably uniform force is being constantly applied 
to roll 92A, and thus at the three nips. 

[01 82] In the above process, some of the force at one or more of rolls 92A, 92B, 92C performs the above noted step 
of deforming the soft and pliable material of work piece 88, thereby to extrude the carbon material into perforations 56 
as Illustrated. The extent of the extrusion or other deformation of the workpiece at any given locus about the circum- 

40 ference of the outer surface of the current collector is a function of the nature and amount of forces applied at that 
locus by rolls 92A, 92B. 92C at their respective lines of contact with the work piece, in combination with the time over 
which the respective forces are applied as well as being a function of the nature of the surfaces of rolls 92A, 92B, 92C. 
As force is increased for a given time interval over which the force is applied, in general, the amount of material deformed 
through perforations 56 increases. 

45 [0183] The length of work piece 88 is defined herein to be long enough to assuredly cover the entire circumference 
of current collector 32. As noted above, the forces applied on the work piece as the work piece is being assembled to 
the current collector cause the work piece to deform. Such deformation includes deformation of the length and width 
dimensions, as well as the above described deformation of the thickness parameters. Accordingly, considering the 
plastic deformation of work piece 88, in order to ensure that the work piece fully covers the circumference of the current 

so collector, the length of the work piece is specified such that the deformed length will be slightly longer than is expected 
to be needed to fully cover the circumference of the current collector. Thus, by the time the full length of the work piece 
has been received at roll 92A, and the work piece has been plastically deformed in length, width, and thickness by the 
forces applied by stack 90 of rolls, the trailing edge of the work piece slightly overlaps the leading edge of the work 
piece on the current collector. 

ss [0184] As the trailing edge of the work piece is pressed onto the current collector, and progresses about stack 90, 
the forces of rolls 92A. 92B, 92C, physically and plastically deform the combination of the leading and trailing edges 
thus to create a smooth boundary between the leading and trailing edges of the work piece in application of the carbon- 
based material to the cathode current collector, to thus form, mount, bind, secure, and otherwise join the active carbon 
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SZ^e C So C r C, ° r ' Wh6rein ^ C0, ' eC,0r SerVSS 35 3 the def °™*'* 

[0185] Similarly, if the residence time over which a given amount of force is applied is increased, the amount of 

ssrSFs.i"^" 1 de . ,ormed throu9h perfora,ions 56 toeases - Thus - to »• ex,ent d rZ o 

2 f 18 ff1CO " S ' Slen, • and a constant terce is bei "9 ^Plied, the time over which force's applied to given 
locatons about the circumference of the current co.lector is similar^ inconsistent, whereby the amoum of Jeria" 
deformed through perforatons 56 is likely to be inconsistent, resulting in varying thicknesses 'T2' about the circum- 

Z^Jn l C T nt CO " eCt0r Varyh9 ,hiCkneSS6S ° f Pr0iec,bns of the material inwardly o ™ er 

surface 60. Thus, general constancy of force application, and general constancy of speed of rolls 92A. 92B 92C while 
not necessanly crrtjcal to bask: operability of the air cathode assembfy. assist in providing genera, ov'eral. unifornTof 
he appl.cat.on and bonding of active carbon catalyst layer 04 to the cathode current collector 
[0186] Where the dameters of the two pneumatic cylinders are the above recited 1 .06 inches, and the width of the 
work piece Is about i e ir^es. the pneumatic pressure applied ,o each cylinder is between about 40 p^and aoout 
100 ps. preferabjrabout 60 psi to about 100 psi, still more preferab^ about 85 psi to about 90 psi. SceTus 
appbed to the carbon workplace by the two pneumatic cylinders, in combination, through roll 92A, i ^ZbS 
™^" d stoabo W 22lpoun^ 

carbon work piece by roll 92A is about 44 pounds to about 1 38 pounds per inch width of the work piece 
k . ,„ . ! 8 06 l6Vels su 99 ested above, acceptable speeds for rotation of rolte 92A, 92B 92C are 
about 10 to about 150 revolutions per minute (rpm). Preferred speeds are between about 25rpm and about 75 mm 

Zl SS^X T t°,T l ° a , b ° Ut 60 ^ ^ S,at8d Speed the faSter lhe <°» speed g^nlSlyT 

more uniform the effect of the appl.cat.on of the force is believed to be. The slower the roll speed, and the greate^ the 

Sa^ 

[0188] FIGURE 15 shows in graph format the general affect of pneumatic cylinder pressure, using the above-noted 

RGUR^r^t 8 " * ,h ,!r UKin9 3ir crth0dB m * to ,r ° m the work produot ° f *• assembly stepS^ 
FIGURE 14 as tested .n a cathode half cell testing device on a discharge current of 80 mA/cm*. As seen in FIGURE 
15. and assuming appropriate speed of rotation of rolls 92A. 92B. 92C. air pressure appears to have no substantial 

II^ZTJ*'™ rl 398 ° f COmP ' eted aif Cath0de assemb, y *« *• a* Assure a?£$£Z?Z 
between about 40 ps, and about 100 psi. When the air pressure is reduced from 40 psi to 20 psi. there is a d7s«nct 

2^?*? H rom T " 1' 18 VOltS 10 ab ° Ut 114 V ° HS - Accordi "9^ where the pressure is reduced to 20 psi at the 
pneumatic cylinders, the voltage of air cathodes made from such combinations is reduced by about 2% - 4% Thus 
20 psi to 40 psi n less preferred. Preferred pressure is about 60 psi to about 80 psi 

,hl r!Lh Whi ' e aS t!!? , ^ 0, Carb0 " Shee ' WOfk Pi6ce to the air cathode at ,ess tha " 20 P si «n be done. and while 
H^-^ «q ^^. a ^ cathode has some functionality, the performance drops off still further as the pneumatic pressures drop 
below 20 P sl Accordingly, less than 20 psi pressure is not preferred. 

[ °] 9 . 01 . . Fl .t URE ,u ^ lllustrates aftemale apparatus, and alternate methods, for assembling a sheet of active carbon 
SSL- ! f CUfrent C0 " eCt0r - AS See " F,GURE UK mandrel rdl 93 is ur 3 ed . fa y downwardly-directed 
lt7,^ l!T1 33 < T" 190> a9ainSt 3 Sin9le ' ft^V-niounted working roll 192. The diameter of working roll 192 
is substanfiaHy torger than that Illustrated for ro.ls 92A, 92B, 92C of FIGURE 14. Mandrel 93 Is, of course, the same 
size as in FIGURE 14 in order to fit inside current collector 32 

fr^lL,!? 16 " 535 "^•f^ 92B " 920 arS - f ° r 6Xamp,e ' about 0 5 ' mdh 10 a °°"» 0-8 inch h diameter, and mandrel 93 
orlr,^, i t" •"J" 0 "" W ° ,Wn9 r °" 1 92 ' S pre,erably 4 inches 10 *«* 8 ^ameter, with a 

^' e ' on M-™*** collector 32 and working roll 192. The reduced angle facilitates feeding of the 
SLh^k T T„ " ,P - FUrther ' ,he r8dUCed COntact an9 ' 9 maintains P ressur * at a given locus on the carbon 

[0192] Mandrel 93 and working roll 1 92 are both cooperatively driven atcooperative surface speeds in the directions 
shown by arrows 194. 196, by suitable drive apparatus (not shown). 

ST ?Lm2?£ adVa " te " of ,ho ,ar 9° r workin 9 ro « 1 92 is that carbon sheet 80 illustrated in FIGURE 12, fabricated 
ViguS: u 1' ? "1 cross - |amina,ed as at FIGURE 12A Rather, the carbon web as fabricated at 74 in 
f, 1 • 8BB t0 make Sheet 80> and ,ed " to tne ni P between ">andrel 93 and roll 1 92 without 

ITL P ? * P " 5C9SS,n 9 of ,he carbon sheet-Namely, whereas preliminary working of sheet 80. to strengthen 
the sheet, is generally ,nd.cated when apparatus and process of FIGURE 14 is used, no such preliminary workhg is 
required when using the apparatus and process of FIGURE 14A. summary worKing 

ST^L ' n Q f WO,the ^Parative teachings withrespecttoFIGURESUandUAonecanuseasasupportstructure, 
T am 9rSatSr 3rC radiUS lhan arc radius 01 mandrel 93 by a ratio ot at least about 4/1 . 
bt^ween S ^ ' ***** * ^ *°* ™ ' Up to and 9 re ater than 16/1. including a 

rates between 4/1 and the inverse arc represented by mandrel 93. One can use. for example, any of a variety of rolls 
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192. One can also use an endless belt (not shown) presenting, under pressure, any desired curvature to cathode 
current collector 32, or to the carbon catalyst, at the respective nip, including a flat presentation e.g. an infinite radius 
(not shown), or an inverse concave curvature up to a curvature that more-or-less, or generally, follows the curvature 
of the cathode current collector as effected by mandrel 93. Thus, an arc radius ratio of at least about 4/1 includes flat 
5 presentations, and structures (e.g. inverted arcs) that tend to follow the outline of mandrel 93 and/orcurrent collector 32. 
[0195] For use of the embodiment of FIGURE 14A to apply the carbon to the cathode current collector, the disclosed 
cylinders are preferably powered to about 40 psi to about 60 psi, more preferably about 50 psi. 

AIR DIFFUSION MEMBER 

70 

[0196] Air diffusion member 36 preferably performs a variety of functions in the cell, and provides a variety of prop- 
erties to the cell. First, diffusion member 36 provides a moisture barrier, lending to prevent, discourage, retard, or 
otherwise attenuate, passage of moisture vapor into or out of the cell. 

[0197] Second, diffusion member 36 provides a liquid barrier, to prevent, retard, attenuate, or otherwise discourage 
is leakage of liquidous electrolyte out of the cell. 

[0198] Third, In preferred embodiments, ditf usbn member 36 provides a folded-over seal layer at the top of the cell. 
Such seal layer, in combination with the separator, physically and electrically isolates the cathode current collector and 
the active carbon catalyst from grommet 1 8 and anode mix 20, 

[0199] Fourth, diffusion member 36 can be used to control the rate of diffusion of air into and out of the cell to and 
20 from the reaction sites on the active carbon catalyst. As such, the diffusion member sets the upper limit of the rate at 
which oxygen can reach the cathode reaction sites. To the extent the diffusion rate through the diffusion member is 
lower than the rate at which oxygen can be used at the reaction surface, namely the oxygen reaction rate, the diffusion 
member defines the upper limit of the cathode reaction rate at the reaction surface. By so controlling the cathode 
reaction rate, and assuming the anode reaction rate is not controlling, diffusion member 36 provides a control to the 
25 limiting current, namely that maximum current flow which can be produced by the cell when an external circuit which 
is powered by the cell operates under high demand conditions. 

[0200] Fifth, diffusion member 36 distributes air laterally along its own length and width, especially the incoming air 
entering the cell. Such lateral distribution affects the degree to which oxygen is provided uniformly over the entirety of 
the area of the reaction surface of the cathode assembly, rather than having oxygen much more concentrated at those 

30 portions of the reaction surface which are directly opposite air ports 38 and correspondingly much less concentrated 
at those portions of the reaction surface which are between projections of the air ports onto the reaction surface. 
[0201] In view of the above multiple functions of diffusion member 36, the material from which the diffusion member 
is fabricated must have certain properties. Such material must be sufficiently porous as to provide an adequate conduit 
for flow of oxygen therethrough, both through the thickness of the material and internally along the lateral length and 

3S width of the material. Suitable such materials are certain ones of the microporous polymeric films. 

[0202] The material should be generally a barrlerto transmission of water, whether In liquid or vapor form. Specifically, 
the air diffusion member serves as a barrier to loss of the liquid aqueous potassium hydroxide or similar electrolyte 
from the cell, through the air cathode and preferably attenuates movement of water vapor into or out of the cell. Since 
the electrolyte Is an aqueous composition, the material trom which the air diffusion member is fabricated must be 

40 generally hydrophobic. Certain ones of the microporous polymeric films are hydrophobic. 

[0203] The material must be tolerant of, and generally inert to, the electrolyte, for example the alkaline electrolyte 
environment of aqueous potassium hydroxide-based electrolyte which is typical of metal-air electrochemical cells. 
[0204] The material must embody suitable internal structure, and suitable surface properties, to provide sealing prop- 
erties, for example, to provide, in combination with the separator, a pressure seal gasket-type affect at the top of the 

45 air cathode, thereby to provide a seal layer between the grommet and the cathode current collector. At the bottom of 
the cell, the material provides a seal between the bottom member of the cell and the combination of the cathode current 
collector and the active carbon catalyst 

[0205] The material from which air diffusion member 36 is fabricated is preferably subject to manipulation such as 
during fabrication In order to limit, namely to reduce to a desired amount, the rate at which oxygen and water vapor 

so penetrate through the diffusion member and reach the reaction surface of active carbon catalyst 34. Such capacity for 
manipulating the air diffusion rate enables the cell manufacturer to control the target air diffusion specifications of the 
cells being manufactured by making changes in the assembly process without necessarily changing the raw material % 
from which the air diffusion member is fabricated. To the extent the diffusion rate of water vapor can be so manipulated/ 
reduced and controlled without limiting oxygen diffusion so much that the cathode reaction rate is reduced, passage 

ss of water vapor into or out of the cell can be correspondingly reduced without affecting the limiting current of the cell. 
[0206] A preferred air diffusion member 36 for a 'AA' size cell has a thickness of about .0035 inch. A suitable range 
of thicknesses is about 0.002 inch to about 0.006 inch, with a preferred range of about .0025 inch to about .005 inch, 
and a most preferred range of about 0.003 inch to about 0.004 inch. Such air diffusion member 36 can be fabricated 
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from a generally continuous web of microporous polytetrafluoroethylene (PTFE). The microporous PTFE used for 
d .ffus.on member 36 has the same general chemical composition (PTFE) as the above-noted preferred material used 
as the binder in the active carbon catalyst 34. The applicatbn is, of course, different in that the PTFE used in the 
catalyst is obtained .n powder form, whereas the PTFE used in the diffusion member is obtained in the form of a 
continuous microporous web. 

[0207] A preferred web for fabricating diffusion member 36 has a width equivalent to Ihe length "LI* of cathode 
current collector 32. plus about 0.125 inch, and a thickness, prior to assembly into the air cathode as air diffusion 
member 36, of about 0.002 inch. A suitable range of thicknesses for the web is about 0.001 inch to about 0 005 inS? 
with a preferred range o» about 0.0015 inch to about 0.0025 inch. Such web of microporous PTFE is available from 
Performance Plasfe Products Inc., Houston. Texas, as PTFE Ultra.hin Membrane. The thickness of a web of Z 

rro^fs'uptlier mat6rial tyPiCa " y VBrieS 8,009 lenQth ° f the W6b by Up l ° plUS ° f minU3 10% ' a3 received 
[0208]^ in air cathode 26 air diffusion member 36 Is preferably consolidated from multiple thicknesses of the above 
deecnbed PTFE web. Referring to FIGURES 7 and 16, three such thicknesses are illustrated by dashed lines 96 It 
should be noted, however, that the consolidated air diffusion member operates more like a single layer than like the 
multiple layers suggested In FIGURES 7 and 16. 

[0209] The invention contemplates that an acceptable cell 10. namely a cell that does not leak electrolyte can be 
fabricated usmg as few as 2 layers of material to fabricate diffusion member 36. Up to 5 or more layers may be used 
However, about 3 layers is preferred in order that thickness variations along the length of the-web be accommodated 
among the layers thereby to reduce the overall thickness variations, and in order that the length of the interface between 
layers along the length of the web. from the leading edge to the trailing edge, be sufficiently tang to avoid seepage of 
9 , nter - |a y er in,erface betwee " the fey** °f hydrophobic material and thence out of the cell 
?* T ^ e w mUl,lple lay u er COflfi 9"ration of diffusion member 36 is preferably fabricated as the web of material from 
which the diffusion member is made is joined to the subassembly represented in FIGURE 10 by the combination of 
the current collector and the carbon catalyst. 1 
[0211] Referring now to FIGURES 10 and 14. after the active carbon catalyst work piece has been applied to the 
cathode current collector to fabricate the subassembly represented in FIGURE 1 0. a strip of PTFE. of suitable width 
as descnbed above, is fed to the nip between roll S2A and the active carbon catalyst which is disposed on the cathode 
GurTBni coiiscior. 

[021 2] The PTFE strip has a length sufficient to wrap about the outer surface of the active carbon catalyst the number 
of times requ.red to develop the number of layers desired in diffusion member 36. preferably plus a modest excess 
which wraps past the starling point on the circumference where wrapping of the PTFE was commenced 
[0213] Thus, the PTFE strip can be assembled to the cathode current collector at outer surface 63 of the active 
carbon catalyst using the same 3-roll stack 90 of assembly rolls 92A, 92B. 92C as is used to assemble the active 
carton catalyst to the cathode current collector, or single roll 192 of FIGURE 14A. 

[021 4] As with application of the carbon-based work piece 88 to the current collector, pressure is applied to the stack 
of rolls, bringing the rolls together, and against cathode current collector 32 and active carbon catalyst 34, while the 
PTFE layer .s being assembled into the air cathode structure. As with assembly of the carbon-based work piece to the 
current collector, the pressure on the rolls causes the rolls to apply pressure to outer surface 63 of the active carbon 
catalyst. 

[0215] With pressure thus being applied to the outer surface of the catalyst in the midst of the 3-roll stack, the incoming 
PTFE stnp is directed into the nip defined between the carbon catalyst and top roll 92A As before, top roll 92A is driven 

m TaoT eCX !^ 'I?" 5316 ' 1 by afrOW 94 - B ° tt0m rollS 92B ' 92C accordingly rotate in unison at common speed with top 
roll 92A. and n directions providing a common annular drive direction to both the combination of the cathode current 
collector and the active carbon catalyst 

[0216] With the rolls and the current collector so turning in common, and with a leading edge of the PTFE strip 
disposed against the nip. the PTFE strip is drawn into the nip by rotation of the rolls and the current collector-catalyst 
combination. As the PTFE strip is drawn into the nip, the pressure between top roll 92A and the active carbon catalyst 
presses the PTFE strip against outer surface 63 of the active carbon cataVst Rotation of rolls g2A, g2B, g2C. and the 
current collector-catalyst combinatbn continues, drawing the PTFE strip into the nip. and onto outer surface 63 of the 
active carbon catalyst 

[021 7] According V. and similar to the assembly of the catalyst to the current collector, continued rotation of rolls 92A 
92B. 92C. and the current collector-catalyst combination progressively brings each portion of the length of the PTFE 
strip into sequential pressure relationships with all 3 of rolls 92A 92B, 92C. Rotation of the rolls and of the current 
collec tor-catatyst combination continues until the full length of the PTFE strip has been drawn into the nip and worked 
by all three pressure rolls. 

fo!l 8 L ^ » to £ ? " ip 3t r °" 92A ° f Stack 90 ' the PTFE s,n 'P is a 9 eneral| y soft - P'iab'e material. The 

force exerted by rolls 92A, 92B, 92C urges portions of the PTFE material into the catalyst composition whereby the 
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structure of the PTFE which defines the microporous nature of the PTFE strip forms mechanical affixations with the 
active carbon catalyst, thus mechanically "bonding 1 the PTFE to active carbon catalyst 34. Applicants contemplate 
that, at the same time, the stack pressure likely further deforms the carbon material into and through perforations 56. 
[021 9] As the rotating current collector, catalyst, and PTFE stripcomplete a full revolution in roll stack 90, the incoming 

5 PTFE beghs to encounter, and to be fed over, the underlying first layer of the PTFE. The pressure being applied by 
roll stack 90 urges the overlying incoming PTFE material into intimate contact with the underlying PTFE material such 
that the microporous structure of the two layers of PTFE which defines the microporous nature of the PTFE strip forms 
mechanical affixations between the two PTFE layers, thus Tightly mechanically ■bonding" the overlying and underlying 
PTFE layers to each other. Third and subsequent layers of PTFE, if applied, mechanically bond, to the respective 

io underlying layers in a similar manner. In preferred embodiments, the PTFE strip is wrapped about 3.25 times around 
the outer circumference of the current collector<atalyst combination. 

[0220] The result, of wrapping the PTFE strip about the current collector-catalyst combination multiple times without 
an Intervening leading or trailing end edge of the strip, Is the application of multiple layers of the PTFE without deploying 
multiple seams at layer joinders. Rather, the multiple layer diffusion member so fabricated is effectively seamless in 
is that there is no intermediate seam, or series of seams defining the multiple layers, which seams could provide leakage 
paths for exodus of liquid electrolyte from cell 10. By providing a full number of wraps plus a modest overlap of the 
starting point on the circumference of the assembly, a full complement of the desired thickness is provided over the 
entire circumference of the assembly so created. 

[0221] The terminal end edge of the strip is subjected to the same pressures as the rest of the strip. Accordingly, the 

20 same bonding principles bond the end edge of the strip to the underlying layer of PTFE, whereby the end edge of the 
strip is suitably bonded into the overall assembly. FIGURE 17 shows a representative cross-section of the cathode 
assembly assemblage at the instantly above-described stage of assembly, whereby about 3.25 circumferential wraps 
of the PTFE have been applied to the assemblage of the carbon on the cathode current collector. 
[0222] In preferred embodiments, as the PTFE strip is fed into the nip formed between roll 92A and the active carbon 

25 catalyst, the strip is positioned such that a first side edge of the strip is aligned laterally with a first side edge of the 
current collector-catalyst combination, and the second edge of the strip extends, as an edge portion, outwardly of the 
opposing side edge of the current collector, which will be disposed toward the top of the cell, by preferably about 0. 1 25 
inch Thus, when the PTFE strip has been fully assembled to the current collector-catalyst combination, thereby to 
app V the strip to the current collector-catalyst combination and to fabricate the diffusion member, one side edge of the 

30 multiple layers of PTFE strip extends outwardly of the corresponding top edge of the current collector. 

[0223] As the PTFE strip is applied to and through the nip between roll 92A and carbon catalyst 34, pressure is 
applied by stack 90 directly to the PTFE strip, indirectly to workpiece 88, and indirectly to current collector 32, in the 
same manner as is used in assembling the active carbon catalyst to the current collector. Speed of rotation of the rolls 
is generally the same as described above for applying the active carbon catalyst material to the current collector. 

35 Pressure applied to the PTFE web by stack 90 is in the range of about 30 psi to about 1 00 psi, preferably about 35 psi 
to about 70 psi, still more preferably about 35 psi to about 50 psi. 

[0224] Using the above described PTFE strip, and the above described pressure and speed on rolls 92A, 92B, 92C, 
the PTFE strip is compressed as it enters and traverses the stack, whereby the effective thickness of the sheet material 
Is reduced as the strip Is assembled with the current collector and the catalyst. Increased compressing of the PTFE In * 
40 general reduces permeability of the PTFE to air flow therethrough. Permeability is also reduced as the number of layers 
of PTFE is increased. 

[0225] Starting with a PTFE strip thickness of 0.002 inch, the overall thickness of a three layer diffusion member 36, 
so fabricated, is preferably about 0.0035 inch. This and other thicknesses of PTFE strip can accordingly be used,- in 
this and other numbers of layers of PTFE strip material, for example, 4 layers. 5 layers, 6 layers, 7 layers, or more, to 

45 fabricate any desired thickness and/or any desired diffusion rate for diffusion member 36. 

[0226] After the PTFE strip is thus assembled to the current collector-catalyst combination, the pressure is released 
from roll stack 90, and the current collector, carbon catalyst diffusion member assemblage is removed from the stack 
[0227] A separator 16 is then juxtaposed adjacent the inner surface of the cathode assemblage. Separator 16 can 
be juxtaposed adjacent the inner surface either before or after the cathode assemblage is assembled to a bottom 

50 closure member such as to bottom closure member 202 or to cathode can 28. 

[0228] The upstanding free edge region of the PTFE diffusion member is then rolled or folded inwardly about Jhe 
circumference of the cell, down over the top of the separator, and downwardly onto the top portion of the inner surface 
of the separator. The downwardly-depending portion of the PTFE on the inner surface of the separator provides a seal 
shield, in slot 174 (FIGURE 3B), against movement of electrolyte or electricity from anode mix 20 through slot 174 and 

55 to the cathode current collector or the cathode can. 

[0229] The rolling of the PTFE upstanding free edge region can, in theory, be done any time after the air cathode 
assembly b formed. The preferred sequencing is to roll the PTFE free edge shortly after removing the assembled air 
cathode from the stack of rolls 90. 
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[0230] Top and bottom rings 76, 78, respectively, of a solution of a seal composition of e.g. bitumen and toluene are 
applied to the PTFE diffusion member, such as by painting on of the composition, in areas of the diffusion member 
which are to be compressed by bottom seal groove 122 (FIGURES 21-23) or 130 (FIGURES 3A, 24)- and top seal 
groove 176 (FIGURE 3B) or 180 (FIGURE 30). Rings 76, 78 are generalV positioned where crimping seal force will 
be applied to them such as at seal grooves 102, 1 30, 176. Typical positions of rings 76, 78 are illustrated in FIGURES 
3A, 3B. 13, and 16. Thebitumen rings diy to a tacky, non-smearing consistency in afewminutes at ambienttemperature 
and serve as seal rings between the diffusion member and inner surface of cathode can side wall 39 at the top and 
bottom seal grooves, or at inner surfaces of other corresponding top and bottom closure members of the cell 
[0231] Longitudinal and transverse cross-sections of the completed air cathode assembly are illustrated generally 
in FIGURES 16 and 17 though without illustrating the carbon catalyst (as at FIGURES 3A, 38) in perforations 56 
[0232] In some embodiments, once the leading edge of the PTFE strip has been secured in the nip at roll 92A, a 
modest level of tension can be applied on the strip, thereby to enable the above described reduction in the thickness 
of diffusion member 36, by stretching when desired. 

[0233] The making of cylindrical air cathode assemblies has been described above, and such cylindrical air cathode 
assembly is illustrated in FIGURE 13. In the finished air cathode assembly, the combination of inner surface 60 of 
current collector 32 and the adjacent Innermost surface of catalyst 34 represents the inner surface of the air cathode 
assembly. 

[0234] As with work piece 88 of active carbon catalyst 34. diffusion member 36 can be joined into the cathode as- 
sembly by using the alternate apparatus and methods illustrated in FIGURE 14A. The same or similar pressures apply 
as are used with stack 90 to join the PTFE web to the active carbon catalyst. The number of layers of PTFE applied 
is typically not affected by the choice of using apparatus of FIGURE 14A 

[0235] Irrespective of the apparatus used to join the PTFE strip into the cathode assembly, that of FIGURE 1 4 that 
of FIGURE 14A. or other apparatus (not shown), a further option for the PTFE web is that the PTFE web not extend 
the recited e.g. .125 inch past the edge ol the current collector. Rather, in some embodiments, the respective edge of 
the PTFE stnp corresponds with, and overlies, the respective edge of the current collector. 

CATHODE CAN 



[0236] Cathode can 28 generally comprehends an exo-skeletal structure of cell 10, which provides much of the 
physical structural strength of the cell. The cathode can is positioned outwaidly of the anode, including outwardly of 
anode mix 20, outwardly of anode current collector 22, and also outwardly of cathode assembly 26. The cathode can 
is similariy disposed outwardly of grommet 18 about the circumference of the cell. Thus, cathode can 23 functions to 
encase, and to generally enclose, various elements inside cell 10. 

[0237] The cathode can provides physical structural support to. and protects, air cathode 26, as well as other ele- 
ments inside cell 10. For example, the cathode can provides physical structural protection to grommet 18 about the 
circumference of the cell. Cathode can 28 and, to some degree, air cathode assembV 26 and separator 16, provide 
physical support to, and structural protection for, anode mix 20. 

[0238] Calhode can 28, in combination with other elements, secures other elements in place in the cell, thus to fix 
thejuxtaposttlon of various ones of theelements of thecell In thelrapproprlate positions forproperfunctloning of thecell 
[0239] By means of air ports 38, cathode can 28 admits cathodic oxygen into the cell adjacent air cathode assembly 
26, thereby to provide the cathodic electroactive oxygen which ultimately reacts at the cathode to provide the hydroxyl 
ions consumed in the anode. 

[0240] Cathode can 28 is fabricated from a single piece of sheet metal. Preferred metal sheet is a three-layer structure 
having a core layer of cold rolled steel (CRS). and outwardly disposed layers of nickel on opposing sides of the CRS 
core layer. 

[0241] The general cylindrical shape of cathode can 28 is fabricated using drawing, or drawing and ironing steps, 
performed on metals tempered and otherwise fabricated in known manner, to have suitable drawing, or drawing and 
ironmg properties. Such materials can be obtained from Thomas Steel Strip Corporation, Warren, Ohio USA 
[0242] Strength and ductility are important physical characteristics of the cathode can. Drawn, or drawn and ironed, 
cathode cans may be formed of virtually any metal that is plated, clad, or otherwise coated, with appropriate metal, 
such appropnate metal having a hydrogen overvoltage similar to that of the cathode, and being insoluble, preferably 
generally inert, in the presence of the electrolyte, e.g. alkaline electrolyte, or when otherwise exposed to a high pH 
environment. 

[0243] The cathode can may be foimed entirely of a metal or alloy having a hydrogen overvoltage similar to that of 
the cathode (as opposed to plating or cladding the can) so long as sufficient strength and ductility are available from 
the matenal selected. Materials in addition to nickel, having such hydrogen overvoltage properties, include for example 
and without limitation, stainless steel, palladium, silver, platinum, and gold. Such materials can be coated as one or 
more coating layers onto the core layer by, for example, plating, cladding, or other application process. The ones of 
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such materials providing sufficient strength and ductility can also be used as single layer materials in place of the 
composite structure which comprehends CRS or other suitable material as a core layer. 

[0244] Steel strip plated with nickel and nickel alloy Is generally used because of cost considerations, and because 
pre-plated, or clad, steel strip, which generally require no post-plating processes, are commercially available. The 

5 metal in the can must be both ductile enough to withstand the drawing process, and strong and rigid enough, to tolerate 
and otherwise withstand the cell crimping and closure process as well as to provide primary overall structural strength 
to the cell during shipment of the cell to market, and during the contemplated use life of the cell. 
[0245] Cathode cans, lor example, can be made of cold-rolled steel plated with nickel. Cathode cans may also be 
formed from cold-rolled mild steel, with preferably at least the inside portions of the cans -being subsequently post 

70 plated with nickel. Other examples of materials for cathode cans include nickel-clad stainless steel; nickel-plated stain- 
less steel; INCONEL (a non-magnetic alloy of nickel); pure nickel with minor alloying elements (e.g. NICKEL 200 and 
related family of NICKEL 200 alloys such as NICKEL 201 , etc.), all available from Huntington Alloys, a division of IN CO, 
Huntington, West Virginia USA. Some noble metals may also find use as plating, cladding, or other coating for can 
metals, including covering steel strip plated with nickel, and mild steel strip subsequently plated with nickel after fab- 

15 ricating the can. 

[0246] Where multiple layers are used, e.g. CRS coated on opposing sides with nickel, the Invention contemplates 
additional e.g. fourth, fifth, etc. layers, either between the nickel and CRS, or with a nickel layer between the CRS and 
the additional layer(s). For example, gold, platinum, palladium, or other excellent electrical conductor can be deposited 
on some or all of the outer surface of the cathode can (outside the nickel layer) alter the can is drawn, or drawn and 
20 ironed. As an alternative, such fourth etc. layer can be, for example, a bond-enhancing layer between the CRS and 
the nickel. 

[0247] Where the can is fabricated using a typical raw material structure of 

/Nl/CRS/NI/ as the sheet structure, such sheet structure is preferably about. 010 inch thick, with a thickness 
range of about .006 inch to about .020 inch, and a preferred range of about .008 inch to about .014 inch. In such 
25 embodiments, each of the nickel layers represents about 2% to about 10%, preferably about 3% to about 7%, more 
preferably about 4% to about 6%, most preferably about 5%, of the overall thickness of the metal sheet in such 3-layer 
structure. 

[0248] Cathode can 28 includes bottom wall 37, and side wall 39 extending upwardly from bottom wall 37. Given the 
above noted drawing, or drawing and ironing process used in making can 28, the thickness of bottom wall 37 is typically, 
so but not necessarily, about 80% of the thickness of the raw sheet material from which the can was fabricated. Thus, 
where the raw sheet material from which the can was fabricated was .010 inch thick, the thickness of the bottom wall 
of a can made from such sheet material is typically about .008 inch. 

[0249] Similarly, the thickness of side wall 39 is about 50% of the thickness of the raw sheet material from which the 
can was fabricated. Thus, where the raw sheet material from which the can was fabricated was .010 inch thick, the 
35 thickness of the side wall of a can made from such sheet material is typically about .005 inch. 

CATHODE CAN SIDE WALL 

[0250] After the basic shape and structure of the can are formed by drawing, or drawing and Ironing, or other fabrl- 
40 cation process, the finishing steps are performed on the side wall and the bottom wall. Accordingly, air ports 38 are 
formed in side wall 39. For the illustrated size "AA 1 cell, about 400 air ports 38 are preferably formed by e.g. laser 
piercing side wall 39 at evenly spaced locations, in a pattern generally evenly distributing the airports over that portion 
of side wall 39 which is disposed opposite the reaction surface of the cathode assembly in the finished cell 10. Where 
400 air ports are used, each air port is e.g. .015 inch nominal diameter, with a preferred range of about .010 inch to 
45 about .025 inch. 

[0251] Larger or smaller numbers of air ports can be used depending on the use which is expected to be made of 
the cell. A larger number of relatively smaller air ports is preferred where greater limiting current is desired and where 
moisture vapor movement into or out of the cell is to be suppressed. Where the number of air ports is greater than 
400, the average size of the air ports is preferably reduced in order to avoid excessive evaporation of electrolyte out 
so of the cell, or ingress of moisture vapor into the cell. In general, as the sizes of the air ports are reduced, the overall 
open area of alt air ports 38, taken in combination, can be reduced without reducing the limiting current of the cell, but 
beneficially reducing the overall rate of evaporation of electrolyte vapor from the cell or ingress of moisture vapor into 
the cell. 

[0252] Where the number of air ports is less than 400, the average size of the air ports is increased, in order to 
55 compensate for the smaller number of air ports, and thus to provide sufficient oxygen at the reaction sites on the air 
cathode to sustain the desired level of electrical power production. In general, as the sizes of the air ports are increased 
and the number of air ports is decreased, the overall open area of all the air ports 38, taken in combination, should be 
increased in order to maintain the limiting current of the cell. However, the overall rate of evaporation of electrolyte 
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vapor from the cell generally increases as the overall open area ot all air ports increases. Thus, the decision regarding 

L^hT? Sr T*;™* th9 S ' aeS ° f thS aif p0rtSl ba,ances th9 an "'cipated electrolyte evaporation rate against 
such factors as cell limiting current. 

[0253] Using laser piercingtechnology. air ports can generally be any see desired, from a low of about .001 inch up 
to about .025 men, or more. The lower end of the range is generally established by (i) the higher cost of makinga larger 
number of smaller a.r ports, and (ii) the practical limit of laser technology to effectively make perforations in metal sheet 
wherein the cross-section (diameter) of the air port so made is less than the thickness ot the material so perforated 
While such tower port diameter/material thickness ratio perforations can be made, the cost, precision, repeatability' 
and other factors generally d.scourage making such perforations at the lower end of the range. Accordingly, preferred 

Tl ™ Q u 8 £" 9e ° f Si26S f ° r 3ir P ° rtS 13 aboUX 003 inch " more P re,erab| y ab °* 005 and most preferably 
about .008 inch. The most preferred range is, as stated above, about .01 0 inch to about 0 025 inch 

[0254] Larger air ports are cheaper and easier to make than smaller air ports. The upper end of the range of sizes 
of air pons 38. with corresponding reduction In the number of air ports. Is generally defined in terms of at least three 
factors Rrat, there ,s the nsk that the air ports may obviate the side wall continuing to provide its normal f uncttons of 
structural support, protects of the air cathode assembV, and the like, as larger openings are made in the side waH 
ot inecan. 

[0255] Second a smaller number of air ports places greater reliance on lateral distribution of cathodic oxygen to 
those portions of the reaction surface of catalyst 34 which are laterally displaced from the air ports. As the number of 
air ports decreases without corresponding increase in the sizes of the air ports, the distance between any two of the 
remaining a.r ports is increased, whereby there is increased requirement for lateral transport of oxygen entering the 
cell at the respective air ports, and transport from the respective air ports to areas of the reaction surface displaced 
from the respective air port but still further displaced from any other of the air ports 

[0256] Third, the smaller number of air ports generally requires that the individual air ports, on average, be larger 
than when a larger number of airports is used, whereby the potential forvapor loss, or gain, through ports 38. increases 
as the number of air ports is decreased. 

[0257] In general where the size of the air port exceeds about .060. the size of the air port also admits of passage 
of a w.de vanety of foreign objects into the cell through the respective air ports. Accordingly, airports larger than about 
060 .nch are generally not used in cells of the "AA-size. Preferred air ports are no larger than about .050 inch. More 
preferred a.r ports are no largerlhan about .040 inch, while air ports as low as .030 are preferred for some embodiments 
The most preferred air ports, for "AA" size cells, have cross-sections equivalent to openings about .01 0 inch to about ' 
025 inch diameter. 

[0258] It will be appreciated that the smaller the air port, the greater the variations in the dimensional uniformity of 
the cross-sections of the open areas defined by such air ports. While discussion here generally addresses circular 
openings, the cross-sections of the openings is greatly influenced by the methods, and fabrication controls, used in 
fabricating such a.r ports. Accordingly, a wide variety of cross-sections are contemplated for air ports 38, especially 
the smaller air ports wherein the feasibility of controlling the cross-section, when a port is fabricated, tends to be less 
precise as port size decreases. Some ot such cross-sections will be fabricated intentionally. Others of such cross- 
sections are cross-sections necessarily following from the processes used to make such air ports 
[0259] Referring to FIGURES 18 and 30, stop groove 102 Is formed In side wall 39 of the cathode can by urging a 
formmg tool against the side wall at a suitable location and rotating the can. thus to bring the entire circumference of 
he cathode can mto formmg contact with the forming tool. A suitably-shaped mandrel (not shown) is preferably used 
to support the inside surface of the side wall across from the forming tool, thus to assist the forming tool in fabricating 
the stop groove. a 

[0260] Referring to FIGURE 18, stop groove 102 provides a ledge 104 which receives and abuts against a corre- 
sponding step 106 (FIGURE 38) in the diameter of grommet 18. 

CATHODE CAN BOTTOM WALL 



[0261] The above-noted drawing, or drawing and ironing, or othercan fabrication process, produces a cathode can 
pre-form rflustrated in FIGURE 19. having the basic shape and structure representative of the finished cathode can 

mnc-T 1 f ° rmed l ° itS ,U " h6ight Bottom wal1 37 18 m be,ween bMo ™ Portions of the side wall 

[0262] The bottom and side walls of the pre-form are then further worked to provide the desired finished structure 
ot bottom wall 37. The air ports described earlier are preferably fabricated in side wall 39 before such further working 
However, to the extent fabrication of the air ports is compatible with air port fabrication after certain working of the 
bottom and side walls, such sequencing is acceptable. 

[0263] As illustrated in FIGURES 20-28. in a variety of embodiments ot cells of the invention, certain working or 
support of bottom wall 37 cooperates with corresponding working or support of the lower portion of side wall 39, or 
certain working or support of the lower portion of side wall 39 cooperates with corresponding working or support of 
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bottom wall 37. in producing the finished structure at the bottom of the cathode can. 

[0264] FIGURE 20 represents further working of the bottom wall of FIGURE 19 by a forming process illustrated in 
FIGURE 20A. FIGURE 20 illustrates a central elevated platform 108, and downwardly depending inner wall 110 ex- 
tending from platform 108 to the lowest extremity 112 of the bottom wall. Inner wall 110 and the lower portion 114 of 

s side wall 39, in combination, define a recessed annular slot 116 at the base of the can pre-form. 

[0265] Referring to FIGURE 20A, the can pre-form of FIGURE 1 9 is placed on a hollow cylindrical lower tool 11 3. 
Tool 1 1 3 is rigidly mounted to an underlying support (not shown). Bottom wall 37 of the pre-form is disposed upwardly. . 
The open end of the pre-form is disposed in a downward direction. An upper tool 115 advances downwardly against 
bottom wall 37 as shown by arrow 117. As upper tool 115 advances down, tool 115 pushes bottom wall 37 into the 

to open central portion of lower tool 113. Correspondingly, side wall 39 is drawn upwardly toward the bottom wall as 
suggested by arrows 119. Tool 115 is advanced a predetermined distance, then stopped. Tool 115 generally does not 
abut tool 113, not even through bottom wall 37, but rather operates inside the walls of tool 113. 
[0266] The overall result of the advance of tool 115, against the fixed support of can 28 by tool 113, Is Inward defor- 
mation of bottom wall 37 to form platform 108 and slot 116. Platform 108 and slot 116, and downward-most movement 

is of tool 115 : are illustrated in dashed outline in FIGURE 20A. 

[0267] After formation of slot 116, air cathode assembly 26 is inserted into the slot, as Illustrated tn dashed outline 
in FIGURE 20. When the air cathode assembly is disposed in slot 116, inner surface 60 of current collector 32, at 
imperforate bottom edge portion 44, is disposed against the nickel layer on the corresponding interior surface 118 of 
wall 110. See also FIGURE 3A. 

20 [0268] The facing surfaces 60 and 118 form the contact surfaces whereby electrical energy transported to and from 
the air cathode assembly is transferred to and from cathode can 28. In order to implement such energy transfer, the 
contact surfaces 60, 118 are brought into intimate electrical contact with each other in such manner as to maintain 
such intimate contact throughout the life of the cell. Such intimate contact is generally developed by urging surfaces 
60, 118 toward each other, either directly or indirectly. 

2S [0269] Referring to FIGURE 21, aforming tool (not shown) is inserted into the opening 120 above extremity 112 and 
below platlorrn 108. The forming tool is turned about the circumference of inner wail 110, at the top of the inner wall 
and preferably against a supporting tool on the outer surface of bwer portion 114 of side wall 39. thus to urge interior 
surface 11 8 of inner wall 1 10 against surface 60 of the current collector. As interior surface 1 18 is urged against surface 
60, a bottom seal groove 1 22 is formed in inner wall 110. The recited forming of bottom seal groove 1 22 urges surface 

30 118 of wall 110 into forced contact with inner surface 60 of current collector 32 thus to make the desired intimate 
physical and electrical contact. 

[0270] In the alternative, instead of the forming tool being turned about the circumference of the can, groove 122 
can be made by holding the forming toot stationary and turning the circumference ol inner wall 110 about the forming 
tool. 

3S [0271] In addition to established electrical contact with the current collector, the forcing of inner wall 110 against the 
air cathode, thus crimping Inner wall 110 against the air cathode assembly, also traps or otherwise fixes the air cathode 
assembly in its specified especially longitudinal assembled position in the cell as well as generally defining its position 
with respect to the remaining elements of the cell. In addition, the crimping of inner wall 110 against the air cathode 
assembly also urges the air cathode assembly against the lower portion 114 of side wall 39, thus closing off any tree 

ao path of travel for escape of electrolyte from the cell through slot 116. It may be noted by comparing FIGURES 20 and 
21 that inner wall 110 of FIGURE 21 has a lower height than the corresponding wall 110 of FIGURE 20. The height of 
such wall 110 is thus adjusted depending on the ultimate configuration anticipated for the bottom structure of the 
cathode can. 

[0272] FIGURE 22 illustrates a bottom structure much like the structure of FIGURE 21 . but with a higher height for 
4S inner wall 1 1 0 between the lowest extremity 1 1 2 and platform 1 08, and wherein bottom seal groove 1 22 is intermediate 
the upper and lower ends of wall 1 1 0. The advantage of the embodiment of FIGURE 22 is that a wider variety of forming 
tools can be used to fabricate bottom seal groove 122. The respective advantage of the embodiment of FIGURE 21 
is that the height of inner wall 110, and thus of opening 1 20, is smaller than in FIGURE 22, whereby the length of anode 
cavity 137, and the respective contained volume inside the completed cell 10, are correspondingly increased. The 
so increased contained volume can be filled with additional anode mix 20 thus providing a potentially longer cycle life in 
the cell of FIGURE 21 compared to the cell of FIGURE 22. 

[0273] FIGURE 23 shows another embodiment derived from the embodiment of FIGURE 22. In FIGURE 23, and 
after fabrication of bottom seal groove 122, platform 108 of FIGURE 22 has been urged downwardly such that bottom 
surface 124 of platform 108 is at the same height as bottom surface 126 of extremity 112. The result is a contained 
55 volume, inside the completed cell, even greater than the contained volume of the embodiment of FIGURE 21. 

[0274] Referring back to FIGURE 1 9, FIGURE 24 represents an embodiment wherein no further fabrication is done 
to the bottom of the can prior to inserting the air cathode assembly into the can. Rather, the air cathode assembly is 
inserted into the can shown in FIGURE 19. Next a conductive inner plug 128, for example in the shape of a disc, is 
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inserted into the can, inwardly of. and juxtaposed closely adjacent, the inside surface of the current collector Such 

zzzzi p TJ^r b9> fo ;, examp,e ' nickei piated °° id r * ,ed steei ' - «y * i^^SSSSS 

other bottom closure member at the bottom of the cell cainoae can or 

es^ingelectrica.contact between ^^a^S^^^KSS 

™™ 7T "£? l ° def ° rmati0n ab ° Ut itS circum(ere "« ial e4 >o accommodafeZiLTarive 1^ ' 
[0277] In the embodiment shown in FIGURE 24, the entire area of the bottom surface of d u o 

suss"* wft i surtace of bonom wan 37 - thereby es,ab » shhia z^^^^z 

Bott^l oTonh MS S " PlU9 1 28 Pr ° VideS 3 Path f ° r fl0W ° f elec,rici * belwee " «««« collector 32^ ^d ca 28 

[0278] As in the previous embodiments, such turning at lower portion 114 can comprise either makino thp r»n 
jonary and movrng the tool, or making the too. statkvrary and rowing the caa iSXJES "ainst a sta^n^v 

Sirizviz t its* groove 130 per<orms ■» s ^ «^ ™ E3?£ * 

* ,. ™ ' J 1 ' 0 " 10 estab " shi "9 electrical contact between current collector 32 and plua 128 the foreinn of 
s,de wal 39 ageunst the plug, thus crimping side wall 39 against the plug, also traps or ottS finite 2 ZlcJl 
assembly m .ts specified position with respect to the remaining elements of the cell n addmon 5TJ£ °? 

110. The urg.ng of the outer portion of platform 108 toward inner wall 110 urges inner wall 110 aoainst the «7h^I 
Se^Tm^ 

FIGURE ^aw^ 'T^T l™* 5 *^ «*> bein 9 P^ormed on the embodiment of FIGURE 26. Referring to 
FIGURE 26. a forming tool (not shown) Is urged against the lower portion 114 of side wall 39 tormina a wide bonom 

t£s33 

SsemoV ^ a ' SO ' " " enhanC6S b ° t,0m Sea ' ° etWeen me ^ 030 — 1113 

o?f"Ue1o1^ 

ZZ" ° h ,he 03 hode 030 13 ,ormed 35 in FIGURE 20. a forming tool 132, mounted on e a shall 134 is 
S JESS? T "TV 1 4 °' SidS ^ FOfmin9 10 °' 132 °P erates a 9 a " st th * e«PPO" of backup tooM 3^ 
oTtSls 13? Sr s tLm S h 'f:" 3117 "!* cross * ection °' 0P-*B 120- The result offce combinedo "IS 
te^ o^i JfJ .? £ wdebottom8eal aroove 130W. Thefabrication of wide bottom seal groove 130Wby urghq 
lower porton 114 of s,de wall 39 against inner wall 110, with the back-up of tool 136 in place a^hown esse" Sv 

sSoTsr: 114 "i 11 . 0 against each o,her ° ver ° rea,er so% - ,or ses 

TJl * a,f Cath ° de aSSembly ' especial| y * e 0001301 P ortion <* ^e cathode current collectoV fc Turned 

directly agamst nner wall 110, thus further solidifying and making certain the electrical and SJSl «2i j£ 

p used to ,orm ptet,orm 108 and inner wa,M1 ° as al FIGURE 20A - «° ^vSSt^ 
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THE SEPARATOR 

[0285] Separator 16 is positioned generally between air cathode assembly 26 and anode mix 20. Separator 16, in 
combination with bottom wall 98 of the cathode can and grommet 18, thus defines anode cavity 1 37 (FIGURE 32). The 
5 overall function of the separator is to maintain physical and electrical separation between anode mix 20, in the anode 
cavity, and the air cathode assembly. While maintaining the recited physical and electrical separation, separator 16 is 
required to enable facile passage of electrolyte, especially hydroxyl ions, therethrough, between the anode cavity and 
the air cathode assembly. 

[0286] Suitable materials for making separator 16 are, for example, a tightly woven nylon web, a microporous poly- 

io propylene web, a nonwoven polypropylene web or a cellulosic web. The separator can be coated with a suitable ion 
exchange resin. An exemplary material is Acropor, NFWA from Gelman Sciences, a resin-coated woven nylon cloth. 
In addition, any separator material known to be suitable for use in an alkaline Zn/Mn0 2 cell can be used in cells of the 
invention, so long as the resulting separator has suitable porosity to pass electrolyte and hydroxyl Ions while being 
generally impervious to passage of anode material and electric current. In general, preferred separator webs are coated 

is on at least one surface with at least one of a number of well-known ion exchange resins. 

[0287] The parent web from which the separator Is ultimately fabricated Is generally about .001 inch to about .005 
inch thick, with preferred thickness of about .002 inch or about .003 inch. Such thicknesses and materials are well 
known in the art Any separator material, of any thickness, generally known for use in alkaline electrochemical cells, 
can be used in cells of the invention. 

20 [0288] Individual separators 1 6 are fabricated by cutting appropriate sized, e.g. rectangular, work pieces from a larger 
parent web. Such work pieces are sized such that a length or height dimension of the separator can extend from the 
bottom of the cathode can, above slot 116, (FIGURE 3A) to generally the top of the cathode current collector (FIGURE 
3B). Width of the separator work piece is sufficiently great to extend about 1 .25 to about 1 .5 times around the circum- 
ference of the inside surface of the air cathode assembly. 

2S [0289] During cell assembly, separator 16 is positioned against the air cathode assembly, preferably in surface-to- 
surface relationship with the air cathode assembly over the entirety of that portion of the inner surface of the air cathode 
assembly which extends above slot 116. 

[0290] In generally preferred embodiments, the separator is not adhered or otherwise bonded to the air cathode 
assembly. Experiments have shown that cells fabricated with the separator unbonded to the air cathode assembly 
30 produce greater closed circuit voltage than cells fabricated with the separator bonded to the air cathode assembly by 
e.g. an adhesive which is a combination of carboxymethyl cellulose and polyvinyl acetate, or the like. Thus, the inventors 
contemplate that normally-used adhesive may interfere with movement of the reacting ions in the cell especially at 
high rate demand levels. 

[0291] Accordingly, in assembling a separator work piece into a cell, the separator work piece is generally formed 
55 into a cylindrical shape, with side edges overlapped. The cylindrically-shaped work piece is inserted into the cavity 
defined inside air cathode assembly 26, and optionally inside the cathode can, preferably without placing any adhesive 
on the separator for bonding the separator to the cathode assembly. The separator work piece is then released inside 
the air cathode assembly. The naturai resilience of the separator work piece material causes the work piece to expand 
outwardly against the Inner surface of the current collector. The natural resilience of the separator work piece then 
JO holds the separator work piece in place while additional elements of the cell are installed and secured in the cell. 

[0292] On the other hand, if a gas bubble should occur at separator 1 6, such as between separator 1 6 and air cathode 
assembly 26, the cell output rate is reduced at high rate demands, and the overall cell output at high rate is reduced. 
Accordingly, in some embodiments where high rate demand is not a controlling issue, the separator can be adhered 
to the cathode current collector. 

4S 

THE BOTTOM ISOLATION CUP 

[0293] As illustrated in FIGURE 3A, a bottom seal member such as bottom isolation cup 142 can be disposed on 
the bottom of the anode cavity, in surface-to-surface relationship with the bottom wall of cathode can 28. between the 
so positively-charged bottom wall and the negatively-charged anode material. Cup 142 has a bottom wall 144 disposed 
against central platform 108 of bottom wall 37 of the can, and a side wall 146 extending upwardly from bottom wall 
144 and engaging against the inner surface of separator 1 6. ' 

[0294] Side wall 146 of isolation cup 142 is formed while being inserted into the anode cavity by pushing an appro- 
priately-sized circle of material through a forming tube (not shown) using a punch (not shown) which closely approaches 
ss the outline of the inner surface of the forming tube and the separator in the cell. The isolation cup is thus formed as 
part of the process of the circle of resiliently defonmable material being pushed directly into the anode cavity of the cell, 
inside separator 1 6. Side wall 1 46 is thus formed and thereby engaged against separator 16, by the process of forming 
and placing isolation cup 142. In addition, the forming and placing of isolation cup 142 by the punch and forming tube 
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further urges separator 16 outwardly against air cathode assembly 26, thereby further assuring proper expansion ot 
the separator against the air cathode assembly. 

[0295] The function of isolation cup 142, after being placed and positioned in the cell, is to serve as a platform for 
and to assist n. physically and electrically isolating the anode mix, in the anode cavity, from bottom portions of the 
T 9XamP ' ' ati0n ° UP 1 42 is P h y sical| y interposed between the anode mix and central platform 1 08 
[0296] isolation cup 142 can be made from any ot the same materials, and in the same thicknesses, as can be used 
to fabricate separator 16. . . .. 

[0297] As illustrated in FIGURE 3A, the isolation cup is positioned inwardly of separator 16 at, and in surface-to- 
surface relationship with, the bottom ot can 28. In general, the isolation cup is placed in the.can, inwardly of the sep- 
arator, and at the bottom of the separator and the bottom of the can. after the separator has been'positioned inside 
the air cathode assembly. In such arrangement of separator and isolation cup, the combination of the separator and 
isolation cup covers the entirety of the otherwise exposed surface area of the cathode current collector. 
[02 ,f!L J' 16 . iS ? la,l0n ° UP andth6 se P arator,orm . between themselves, a joint 148 which extends from the top of side 
HSH ° b ° ttom - most intertace °» separator 1 6 with side wall 146 adjacent bottom edge 150 of separator 1 6 
[0299] In an alternate struclure (not shown), isolation cup 142 is inserted first into the anode cavity, followed bv 
insertion of separator 16. In such embodiment, side wall 146 of the Isolation cup Is disposed against cathode assembly 
26 at cathode current collector 32. The lower edge of the separator is at the upper surface of bottom wall 144 of the 
cup. The bottom portion of the separator is in face-to-face relation to side wall 146, while the remainder of the outer 
surface of the separator is in face-tc-face relation to the cathode assembly at current collector 32 



BOTTOM SEAL 



[0300] As illustrated in e.g. FIGURE 3A bottom seal 140 can be positioned over isolation cup 142. at and about joint 
146. and up against separator 16 above joint 148. «»uijoini 
[0301] The function of bottom seal 1 40 in such embodiment is to serve as a cap, and to assist in forming a bottom 
covering over the bottom wall of the cathode can, physicalty and electrically isolating the negativety^harged anode 
mix, in the anode cavity, from bottom portions of the posittvely^harged cathode can. For example, bottom seal 140 is 
physeally interposed as a mass of material, imperforate, and generally impregnable to the anode mix, between anode 
mix 20 and isolation cup 142, between anode mix 20 and separator 16 at loci above joint 148, and between anode mix 
20 and joint 1 48. 

[0302] Bottom seal 1 40 is placed in the bottom of the cathode can after the air cathode assembly has been installed 
preferably after the air cathode assembly has been fixed in place; after the separator has been installed, and after any 
isolation cup has been installed. The separator, and preferably any isolation cup, are not fixedly mounted to any other 
element at this stage of the assembly. The separator is, rather, held in place by the natural cylindrical restorative forces 
of the matenal from which the separator work piece is fabricated, by the restorative assist applied by isolation cup 1 42 
and by the tooling used to Install Isolation cup 142. The Isolation cup Is held In place by friction between side wall 146 
of cup 1 42. and the separator, the friction being associated with restorative forces in side wail 1 46 
[0303] Bottom seal 1 40 can be placed in position at the bottom of the anode cavity n either solid or liquid form When 
placed In the cavfty In liquid form, a nozzle is Inserted Into the cavity, adjacent the bottom of the cavity, and the liquid 
matenal is dispensed toward the bottom of the cavity. In preferred ones of such embodiments, the can is spinning 
during such dispensing, to preferably distribute the seal material about the bottom of the cavity, including about the 
entire circumference of joint 148. All the other elements in the can at that tkne are generally at ambient temperature, 
whereby the seal material is rapidly cooled, and solidifies in a short time. 

[0304] In preferred embodiments, the seal material is placed in the bottom of the cathode can in solid form, preferably 
as a single peBet of material. When placed in the cavity in solid form, one or more solid pellets of the seal material are 
placed in the bottom of the cathode can cavity. For a 'AA' size cell, about 0.25 gram of solid poymeric seal material 
is sufficient to provide an effective bottom seal. 

[0305] A heater can then be placed against or adjacent the outside surface of the bottom wall of the cathode can A 
suitable heater is a contact heater which transfers heat to the can by conduction. Alternatively, the bottom wall of the 
cathode can is heated by a radiant or hot air heater. Further, a stream of e.g. hot air can be directed against the solid 
sealant pellet from inside the can, thus to melt and distribute the pellet For purposes of simplicity and effectiveness, 
a contact heater, such as a hot plate or the like, heating bottom wall 37-of the can is preferred 
[0306] By whatever method, sufficient heat is transferred through the bottom wall of the cathode can to melt the 
pel let of seal material, or is conveyed to the pellet in some other manner effective to melt the pellet. The melted seal 
matenal flows as it metis, spreads out over the inner surface of the bottom of the cavity defined inside the can and 
moves some d.stance up the sides of the separator. FIGURE 29 is representative of a photograph showing such in 
situ melted bottom seal material 140 after the seal material has melted, has distributed itself, including up the side wall 
of the can, without resorting to centrifugal force, and has re-solidified. Centrifugal force can be used to distribute the 
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melted material, if desired. 

[0307] In general, one or the other of the bottom isolation cup (FIGURE 2) or the bottom seal (FIGURES 21-23, 27, 
29-30) are used as the bottom seal member in a given cell. Some embodiments use both the isolation cup and the 
bottom seal (FIG URE 3A). When plug 1 28 is used, the plug takes on the electrical properties of the bottom wall, whereby 
s isolation cup 142, or seal 140, or both, are disposed between the anode material and the plug. Thus, in these embod- 
iments, the plug functions as a portion of bottom wall 37. 

[0308] FIGURE 29 shows an embodiment wherein isolation cup 1 42 is not used. FIGURE 3A illustrates the relation- 
ship of the seal to the isolation cup where the cup is used. As seen in FIGURE 3A, the isolation cup is disposed between 
bottom wall 37 and bottom seal 1 40, and covers the entire circumference of the top of joint 1 48. Thus, bottom seal 1 40 

io provides an additional barrier, e.g. at joint 1 48, to electrolyte traveling along the inner surface of the separator, down- 
wardly around bottom edge 59 of the current collector, and the bottom edge ol the diffusion member, and thence out 
of the cell at an air port 38. A first barrier is the above recited crimp of the can as at seal groove 1 30 or 1 30W at flange 
138 against Inner wall 110 through current collector 32 and air diffusion member 36. A second barrier Is joint 148 
between the separator and side wall 1 46 or isolation cup 1 42. The bottom seal 1 40 is thus a third barrier to electrolyte 

is leakage at the bottom of the cell. 

[0309] Bottom seal 1 40 can be made from any polymeric material having suitable dielectric properties, having suitable 
chemical tolerance for the alkaline environment inside the cell, and having a melting temperature to accommodate 
placement and melting of the seal material in the cell without deleterious distortion of any of the other materials in the 
cathode can at the time the seal material is introduced into the can and distributed by heating. 

20 [0310] As used herein, 'melting temperature" refers to that minimum temperature where the polymer as a whole is 
subject to fluid flow. Such definition allows for unmelted included particles so long as the melt phase is the continuous 
phase. 

[0311] While no minimum melting temperature is contemplated, materials found to have the properties described 
above generally have melting temperatures of at least about 350 degrees F, for example linear low density polyethyl- 
25 ene. 

[0312] At the upper end of the range, melting temperatures are acceptable h some embodiments up to about 650 
degrees F. Above the recited upper end of 650 degrees R, the heat required to melt the respective seal material causes 
deleterious affect on at least one other element present in the cathode can when the seal material is melted in the can. 
[0313] Thus, a wide variety of thermoplastic materials such as poryolefin and olefin copolymer compositions can be 
20 used for bottom seal 1 40. There can be mentioned as specific examples of such materials, without limitation, the low 
density polyethylenes, the ethylene vinyl acetates, the linear low density polyethylenes, mixtures and copolymers of 
the above materials, and the like. 

THE ANODE 

35 Z 

[0314] Anode 12 Includes electroactlve anode mix 20, and anode current collector 22 centrally disposed and In 
intimate physical and electrical contact with the anode mix. Anode current collector 22 is held in position in the cell, 
and is electrically isolated from the cathode, by grommet 18. 

[0315] The primary function of the anode Is to react zinc metal with hydroxyl Ions to thereby produce electrons ac- 
40 cording to the anode half reaction, the reaction correspondingly producing zinc oxide. The locus of such anode reaction 

is initially located adjacent the air cathode assembly in a fresh unused cell and, as the cell is used, the locus of reaction 

moves, generally as a reaction front, from the region of the cathode assembly toward the anode current collector. 

[0316] FIGUFtE 31 A illustrates a cell of the Invention after significant discharge, and thus Illustrates the general nature 

of the movement of reaction front 1 56. As seen in FIGURE 31 A, the relatively less-densely stippled anode mix material 
45 158, generally emanating inwardly from air cathode assembly 26, is reacted zinc oxide. The relatively more-densely 

stippled anode mix material 1 60, generally disposed about the lower portion of the anode current collector is unreacted 

zinc. 

THE ANODE MIX 

so 

[0317] In general, anode mix 20 can be any anode mix that is known for use in a zinc electrochemical cell operating 
iri an aqueous alkaline environment, and especially any anode mix used in an alkaline cell, including an alkaline air 
depolarized cell. 

[0318] In general, such anode mix includes about 25% by weight to about 45% by weight potassium hydroxide, about 
55 55% by weight to about 75% by weight particulate zinc, and suitable additives. Exemplary metal additives include 
bismuth, Indium, cadmium, lead, and/or aluminum, as well as others known in the art. In a preferred embodiment the 
additive package includes lead, indium, and aluminum. The indium is preferably present as indium compound in suf- 
ficient fraction to enable increased rate of electrochemical output of at least the anode portion of the electrochemical 
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[0320] The anode mix preferably also includes about 0 1 % bv weiaht to about n 4°/ hv u«»„m * - ^ 

comprising hyoroxyethy.cellu.ose. and may hc .ude from ^2K^TSS2 
of the organic surfactant, and the mercury where appropriate, being based on the\,^^^^^ 
generally also contains about 0.1% by weight to about 1.0% by weight, based on the weiqh Tot Z'^l ^tZ 

on^we^^ 
~or^ 

SSSL lMnr1, CC f ,ed 2in ° ^ fe * enm « ed - 2 P artsfreshun ^ zinc partfcleswithl part of the coated 

r032 4 .nil ° J r * US ' n9 C ° mbina,ion °' coa,ed uncoated zinc particles. * 
[0324] Ind.um compound, with or without other additives, is then added to. and mixed with the second mixtu™ in 

Sdit^r A U nr P f aS !i Um hydr0XidS (ab ° Ut 33 Percent by Wei 9 ht KOH in ac > ueous *»"«°n) can be used without 

ZS£2 arSdt mtS """^ b ° USed to ^ potassium h ^ ** use in" 

£S t!? 8 *J "T^ P ° tassium h y droxide fe ^ded to the third dry mixture in the anode cavity in amount to 

h dro^da I SSJS T 2* by , Wei9ht ° f e ' eC,r0,y,e in 1,16 finished anode -X 20- When ^2 JZLS 
hydroxide Is placed In the anode cavity, the potassium hydroxide coacts with the gelling agent converthq ihe anode 

E^lnZTtT* T?* 9 Water, ° 3 961 COnS,S,enCy ' in SitU in the ^ode Cavity. 9 9 B "°* 

SSJ^JS^T? ?° ° Xide ° eed n0t be P rovided in the electrofyte mixture, as 

an equilibnum quan .ty of zinc oxide .s ultimately seff-generated in sftu over time by the exposure of foe zinc to the 

35^L?nZ? s ^ eratin .9 Mnditions «-* the cell, with or whhout addition oTzL ^ p s Te 

tZ 5£! ^SSJM ' ^ PaftfcU,a,e ^ ^ "* ^ ■» °^en is drawn 

0f the conventionally known gelling agents can be used in any conventionally known amounts Preferred 

Ihe ^KJJ^ 1 ^ ^ 0< th ° CARB ° POL8 ""^ a 9en« is about 3% by weight, based on 

T?f " P !f S6nt thS a,kaline electro, y ,e ,0 9 etner wi,h zinc, the surfactant is believed to be 
^veTScto^ 
Sa^ 

ESil^^ ^ 1,16 d6Sired ^ °« " e'ectrochemica, power ca^ 
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[0332] In the above illustrated method of making anode material 26, the indium compound is added to the mixture 
after the organic surfactant is mixed with the particulate zinc. 

[0333] An indium compound preferred for use herein is indium hydroxide. Methods of making suitable indium hy- 
droxide are disclosed in United States Patent 5,168,018 Yoshizawa. and thus are well known. 

5 [0334] When indium hydroxide powder is mixed with the particulate zinc, the indium hydroxide powder may coat the 
zinc particles. When the potassium hydroxide is added to the particulate zinc, part of the indium hydroxide may be 
electrodeposited onto the surfaces of the zinc particles through the principle of substitution plating, thereby raising the 
hydrogen overvoftage on the respective surfaces of the zinc particles. Any remaining portion of the indium hydroxide 
which is not so electrodeposited is believed to be retained in solid form in the alkaline electrolyte. 

10 [0335] This "remaining portion" of indium hydroxide, if any, may be electrodeposited onto fresh surface of zinc ex- 
posed when the zinc is subjected to discharging, whereby the "remaining portion" of the indium can deposit on newly 
formed surface area of the zinc particles to thereby protect such newly formed surface areas from unwanted side 
reactions. 

[0336] The smaller the particle size of the indium compound, the better the dispersion in the alkaline electrolyte, so 
15 that the indium compound can be effective uniformly throughout the anode mix, If the indium compound particle is too 
small, however, It may be Immediately dissolved In the alkaline potassium hydroxide whereby the amount of the Indium 
compound available to be used after partial discharge of the cell may be insufficient. 

[0337] The potassium hydroxide need not have any additives, although use of the ZnO as indicated above is pre- 
ferred. The optional use of ZnO discussed above is well known, so is not discussed further here. 

20 [0338] The amount of potassium hydroxide can vary from a low of about 25% by weight of .anode mix 20 to a high 
of about 45%. The balance of the anode mix is made up primarily of the particulate zinc, making allowance for the 
noted preferred additives. Preferred concentration lor the potassium hydroxide is about 27% to about 40% by weight, 
with a most preferred concentration of about 30% to about 37% by weight of the anode mix. 
[0339] The particulate zinc can generally be made from any battery grade zinc composition. Preferred particle size 

25 is about 100 to about 500 microns average, with at least about 90 weight percent of the zinc being within the stated 
range. 

[0340] In a first series of embodiments of the anode material wherein dry zinc composition is placed in the anode 
cavity followed by addition of electrolyte, the zinc preferably includes a small amount of lead as an alloying agent, such 
as about 200 parts per million (ppm) by weight to about 1000 ppm by weight based on the weight of the particulate 
30 zinc. Preferred amount of lead is about 500 ppm by weight, or less. For use in the dry zinc addition method, indium 
preferably comprises no more than 5 ppm by weight of the particulate zinc alloy. 

[0341] In the illustrated embodiments, the composition of the anode mix may include mercury as a functioning com- 
ponent therein. The amount of mercury can, however, be reduced as compared to conventional alkaline electrochemical 
cells. While an overall range of 0.0% by weight to about 12% mercury by weight is contemplated, preferred range for 

35 the mercury is up to about 3% by weight A more preferred range is about 1 % by weight to about 3% by weight mercury. 
Where suitable hydrogen overvoftage can otherwise be obtained, the preferred anode composition Is free from effective 
amounts of mercury. However, where mercury is used, preferred particulate zinc is amalgamated such that the surface 
of the zinc bears an equivalent proportion of the mercury content to that of the bulk of the zinc. 
[0342] While the precise mechanism Is not fully understood, and while applicants choose to not be bound by technical 

40 theory here, applicants believe that mercury, where used, and in the presence of the indium and the organic surfactant, 
facilitates an increased electrochemical reaction rate capacity in the anode, thus releasing electrons from the zinc at 
an increased electrochemical reaction rate, enabling a faster discharge of the cell under high rate conditions. 
[0343] The method of associating mercury with the zinc is not critical. Thus, mercury can be associated with the zinc 
as by physically mixing mercury with the zinc particles, by alloying mercury with zinc, by solution displacement reaction, 

45 and the like. 

[0344] In the recently above noted embodiments, the particulate zinc alby is preferably free from functionally de- 
tectable amounts of indium. To the extent the particulate zinc may comprise indium as an alloy component therein, the 
amount of indium alloyed with the zinc is generally less than 100 ppm by weight, based on the weight of the zinc. 
[0345] It is believed that indium compound in the anode composition, separate from any indium alloyed in the zinc, 

50 provides a trigger mechanism enabling the desired high reaction rate in the anode mix. Conventional cells, on the other 
hand, exhibit steadily declining voltage under high drain rates, which suggests that the reaction rate of the electro- 
chemical reactions in such cells is insufficient to maintain a constant voltage at high drain rates. 
[0346] While the preferred embodiments have been described with respect to using indium hydroxide as the indium 
compound, indium chloride and indium sulfate are also contemplated to work as well, and so are within the scope of 

55 the invention. Applicants further contemplate that indium bromide, indium oxide, and indium sulfide, as well as other 
indium compounds, may work in place of the disclosed indium hydroxide. 

[0347] Additional metal compounds contemplated to work, in addition to or in place of the indium compound, are 
compounds of cadmium, gallium, thallium, germanium, tin, and lead. Respectively, such compounds as CdO, GagOg, 
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Tl 2 0 3 , Ge0 2 , SnO, and PbO are contemplated. 



sbov. mention.) CARBOPO. cartixypol^Mhy^, " * "l* "•H*. « • 9«"9 agM suc h .* Ihe 

[0354] After the proper aging. 1976 grams of particulate zinc is added to the oel and mixed in at „^ rat ^ 
unt.l an homogeneous finished anode mix 20 is obtained * moderate s P eed 



ANODE CURRENT COLLECTOR 



™t~L h f eC, "f hem,cal cells of <" e invention, the anode current collector is no. the primary elective anode 
matenal, but ,s rather a recerver and transporter of the electricity produced at me mass of eLTJctTancSri^£f 

»-SK3»~- =5ss=sssSSS 
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and generally unreactive current collector 22. 

[0361] The outer surface of shank 150 is finished to a desired uniform surface smoothness, and is preferably free 
of deviations from the general surface finish. Such deviations might be, for example, burrs, nicks, and scratches, which 
would add surface area and thus promote an unnecessary amount of gassing, especially where the surface of shank 
s 150 may be plated with a gas suppressing plating material. Non-symmetrical current collectors can be used, provided 
accommodating modifications are made in cooperating ones of the other elements, for example grommet 18, with 
which the current collector interfaces and cooperates. 

[0362] The anode current collector should efficiently collect current, and should conduct the current so collected to 
the anode terminal with minimal loss to internal resistance. Thus, in addition to the physical characteristics of the outer 
to surface providing an efficient collector of electrical energy, the outer surface of the composition of current collector 22 
should be a good conductor of electricity. 

[0363] In general, known and commonly used current collectors incorporate large fractions of copper in their com- 
positions because copper is a cost effective, good collector and good conductor, having low Internal resistance. The 
particular composition selected for the anode current collector depends on the use anticipated for the cell, the envi- 

1S ronment in which the cell will be used, and the known efficiency of the materials under consideration, for collecting and 
conducting electricity under the anticipated use, and use environment, conditions. For primary cells, discharge capacity 
for a single discharge is a prominent consideration. Oxidation ol the anode current collector, on the other hand, is of 
little concern so long as no oxidation occurs that would impede operation of the cell until after the cell is fully discharged. 
[0364] Pure copper is generally not satisfactory for use as current collector 1 8, even under primary cell conditions. 

20 Accordingly, the copper is mixed or alloyed with additives, and/or the current collector is plated with, for example, tin, 
gold, or other oxidation suppressing plating material in order to obtain the desired collection and conduction properties 
in the current collector, without incurring unacceptable levels of oxidation of the current collector. 
[0365] As suggested by the above noted plating, properties of collecting and conducting current are substantially 
controlled by the composition of the material at the outer surface of current collector 22. Accordingly, the current collector 

25 can comprise a substrate made of any of a variety of materials selected for other than current collecting or current 
conducting properties. Such substrate has the general size and shape desired for the finished current collector. The 
substrate material can be selected based on, for example, weight cost strength, or the like. The substrate is coated, 
such as by plating, cladding, or the like with an outer layer having desired properties associated with collecting and 
conducting electrical energy. The material used as the coating can also be used as the substrate, as in FIGURE 2, 

30 whereby the coating per se is obviated. 

[0366] It is known to use, for example, a number of brass compositions in making current collectors, such as 50% 
by "weight to 80% by weight copper, and respectively 20% by weight to 50% by weight zinc. Specific examples are 70% 
by Weight copper and 30% by weight zinc, 65% by weight copper and 35% by weight zinc, 60% by weight copper and 
40% by weight zinc, and 50% by weight copper and 50% by weight zinc. Such materials can be used as the entire 

35 mass of the current collector, or as a coating on an underlying substrate. Multiple effective coating layers can be used 
on a substrate so long as the electrically effective outer layer exhibits the desired collection and conduction properties. 
[0367] The above-noted brass compositions are sufficiently effective at suppressing oxidation as to be acceptable 
for use in primary cells which employ a single discharge cycle before the cell is disposed of. In general, the higher the 
copper fraction, the lower the Internal resistance In the current collector. Similarly, the lower the copper fraction, the 

40 higher the internal resistance. It is known to use an anode current collector composition having copper modified with 
up to about 11% by weight silicon, and generally comprising up to about 0.5% manganese, and the balance copper 
A most preferred anode current collector is a brass substrate having about 60% by weight copper and about 40% by 
weight zinc, and plated with tin over the brass. 

[0368] In general, the anode current collector is assembled to grommet 18 by pushing shank 150 through aperture 
45 154 in the grommet The combination grommet-current collector is then emplaced in the can, with concurrent driving 
of shank 150 of current collector 22 into zinc anode mix 20. This brings the shank into intimate electrical contact with 
the zinc anode mix. 

THE GROMMET 

SO 

[0369] Referring to FIGURES 3B and 18, in the embodiments illustrated, grommet 18 has a first major diameter 162, 
generally corresponding with the general inner diameter of the cathode can, an intermediate diameter 164, and a minor 
diameter 1 66. Ledge 1 06 defines a step diameter change between major diameter 1 62 and intermediate diameter 1 64. 
Ledge 168 defines an arcuate diameter change between intermediate diameter 164 and minor diameter 166. Central 
ss aperture 1 54 extends through the grommet, from top to bottom, and is operative to receive shank 1 50 of anode current 
collector 22 while excluding head 152, thus to present head 152 for electrical contact with either an outside circuit or 
anode cap 24 (FIGURE 2). 

[0370] The functions of grommet 18 are generally as folbws. First, the grommet provides cell closure at the top of 
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mm T^TilT^T SS H y ' e f ka9e ' ° f ma,eria,S 0< me anode mix ' es P ecially leaka 9 a of electrolyte. 
[0371] Second, the grommet provides structural integrity to the top of the cell, in cooperation with the hooo strenath 

sets i r ,hode T- ,o resist ,ransverse crushin9 ° f ,he ~» at «°p p«*s oMhTcT p 9 

[0372] Third, the grommet is made of an electrically insulating, preferably polymeric material such as for elra mm« 
ny on. which electrically isolates the anode current collector from any transmission c ^Z^^aSZl 
between the anode and me cathode. Certainly, other materials can" be used to make g arnet J so cng a TS 
prov.de the above descnbed functions. There may be mentioned, for example, polypropylene, certain ofTe ijeth 
ylenes and other polyolefins and olefin copolymers, and the like as materials useful for making grommet T 8 
[0373] fourth at and below ledge ,68. ,he grommet a, minor diameter 166 interfaces diSy wTal cathode as 
semwy 26, and Indirectly with separator 16. in some embodiments directly with separator 16 toTaote atr 

STs^ 

[0374] R^rringe SP eda.lytoF.GURE18.ledgei06istabricated^ 

h th l Can t S,de w Wa "- Defo ' e * e 9 rommet is ^^bled into the can. such that the stop groove Le J ledge TofS 
2^tE£ir? TTT* °' 9r0mm6, in, ° *• the ^ommet'has been puTh d ?he desS 

cLn vlnT" 10 * and S,0D cooperative* stop movement of the grommet *wa S 

037^ WitMed^ 

[0375] With ledge 106 of the grommet property positioned on ledge 104ofstop groove 102. ledge 106 of the arommet 
comes ,nto general* centreing engagement with the air cathode and separators is d^Sh^SZT 

ooenl 0 Mh S n e ^ t K^ eCially t F ' G , URE 18, 8 Pf0perly positioned 9rommet 18 fills tne entire cross-section of the top 
opening of the cathode can. thus closing the top of the can to ingress into, or egress out of. the anode mbc°ecelS 
cavty .137 ins.de the cell. Sti.l referring to FIGURE 18. when the grommet is properly seated in M toTl sg o^e 

and 18. Note also FIGURE 2 wherem anode cap 24 is shown optionally placed on top of the grommet before tte 
cnmp.ng, thereby to crimp the anode cap to the top of the cell at cap slots 1 70. 

END CAPS 

SfJLfJS 6 f!L d ^ iS P ° Si,i0ned 3t the an0de end of the ce "' in electfical and Preferably in physical contact 

Z 2^ usedlhe In^r 6 " 1 C0,,eCt6r , The " 0dB ^ ^ * n ° l USed h a " ""bedims. Wnefe anoHd 
cap 24 is used, the anode end cap is secured in position at slot 170 by the crimping of the top of side wall 39 of the 

SSSSTSSr d ° Wn T V a9a, ' nSt ^ an ° de ^ 31 Sl0t 17 °- such embodiment hCsindL 
ZZ I ^T<£ 2 7. ' y V iS ° la,S ' inSU,a,9 • ,0P ed " °' 1,18 — * can " om ^ 5 

suqatLd?F C S R ^ "2 39 , 3nd t0P ^ ^ 172 ° Vef the anode »P h ^ anode cap in pbee is 
suggested m FIGURE 2. Preferably, electneal contact, between the anode cap and head 152 of the anode current 

oSc^ 

Sit riS^ °! J 6 Ce " ty inWafdly ° rimpin9 1,16 ,0P ed9e 01 * ft 031,101,6 side wall downwardly and inward* 
SSSSSTa In Ih^ 61 ' :? 0U ; " an0de Snd Cap> iS 'fended « *• invention, and is i.lustrateo 

£ .s e^ 

SmodTcin 8 C3th0de ran ' Preferably by W9,din9 «» cathod e oap to flange 138 of the 

S *f n ^ rat ed. the anode and cathode caps exhibit traditional exertional shapes for anode and cathode 
caps on round electfochemrcal cells. Other cross-section configurations can be used if desired and a wide^aTtyd 

fnwhiT 9Urat ^ Wi " b9 ,t ViOUS 10 Ski " ed in th9 ^ ^ ba -o on the config rations of I apples 
in which respective ones of the cells of the invention are to be used appliances 

Keen ^^^0^' f? "."^ 24 ° f Cath0de Cap 30 is to ,aci,itate "■■*■■ epical contact 
?h™C,H ™~ * C ' rCUrt 3nd ,h ° e,eCtr0d9S ° f ma ce,L To extent the electee caps make 

the contact more certain, more cost effective, or easier for the user to effect, caps 24 ano7or 30 are preferably selected 

^ e ' eCtr0de C3PS d ° " 0t prOVide any ne1 adva ^ge to the cell, such electrode caps need not 

fs to be n^H ir UnrenCe ; 0r T °I SUCh 061 adVanta9e d6pendS °" tfie intenaed ef * «se of the cell. Where the cell 
k 1 1 oonvent.onal apptence. where the appliance terminals are configured to receive conventional cells 
the electrode caps may be used. Where the appliance is specHicalfy structured .0 use ce.b of theinv^rion the appt 
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ance terminals are preferably structured to interlace with head 152 on the anode current collector and either platform 
108 or flange 138 of the cathode can, obviating anode and cathode caps 24, 30. As a further option, platform 108 and 
head 152 can be so configured as to be disposed in the physical location and physical arrangement usually extant in 
conventional cells of the standard size of interest. 

s [0384] Anode cap 24 and cathode cap 30 can be fabricated from any conductive material which can readily make 
good electrical contacts, and which will tolerate the physical stresses which are typically placed on such caps during 
routine use of the cell. A variety of such materials can be used for caps 24, 30. One can use, for example, a wide 
variety of materials such as those recited for use in fabricating the cathode can. Among the materials which can be 
used for either or both of the anode cap and the cathode cap are, for example and without limitation, cold rolled steel, 

io optionally coated on one or both sides with nicker; and stainless steel such as 305 stainless steel, optionally coated 
on one or both sides with nickel. Other materials known in the battery art for use as electrode caps in alkaline round 
cells are equally useful in cells of the invention. 



CORNER STRUCTURE DETAIL 
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[0385] FIGURES 3A and 3B, taken at dashed circles 3A and 3B respectively In FIGURE 2, represent enlargements 
of the top and bottom respectively of the inlerior structure of the cell at and adjacent the top and bottom of the air 
cathode. FIGURES 3Aand 3B illustrate especially the seals, about the air cathode assembly at the top and bottom of 
cell 10, against electrolyte leakage, and in promotion of electrical isolation of the anode and cathode from each other. 
20 [0386] Referring to, for example, FIGURE 7, any electrolyte traversing through the air cathode assembly must pass 
through the PTFE air diffusion member. However, the PTFE is hydrophobic, whereby the aqueous electrolyte generally 
does not traverse through the PTFE. Accordingly, the PTFE air diffusion member is effective in normal use to prevent 
aqueous electrolyte from passing through the PTFE and thence out of the cell. 

[0387] The cell is especially vulnerable to leakage of electrolyte, however, at any location where the electrolyte can 
25 by-pass the PTFE, and traverse a path that does not require that the electrolyte traverse through the PTFE or along 
a surface of the PTFE. Such paths potentially exist at the top and the bottom of the cell adjacent the separator and the 
air cathode assembly. And while such paths devoid of such PTFE can be effectively sealed against electrolyte leakage, 
such seal paths are more difficult to seal than corresponding paths employing such PTFE. 

30 CORNER STRUCTURE AT THE BOTTOM OF THE CELL 

[0388] Referring to FIGURE 3A, inner wall 110 of bottom wall 37, and lower portion 11 4 of side wall 3g form the inner 
and outer walls of flange 138 at the bottom of the cell, thus at slot 116 on the interior of the cell. As discussed with 
respect to the bottom structure overall, cathode current collector 32 and air diffusion member 36 extend downwardly 
35 into slot 116. 

[0389] As illustrated In FIGURES 21 -24, the invention contemplates various Implementations of cnmping the flange 
in order to collapse slot 116 at various bottom seal grooves such as 1 22, 1 30. and the like, thereby to bring inner wall 
1 1 0 and lower portion 1 1 4 of side wall 39 together in intimate relationships with the current collector and the air diffusion 
member, and Into close proximate relationship with each other. »■ 

40 [0390] FIGURE 3A illustrates that carbon catalyst 34 need not. and preferably does not extend into slot 116, but is 
confined between air diffusion member 36 and current collector 32 above slot 116. Similarly, the bottom edge of sep- 
arator 16 extends generally to. but not into, slot 116. Thus, in preferred embodiments, the material extending into slot 
1 1 6 is limited to the cathode current collector and the air diffusion member. As illustrated in Fl GU RE 3A. the air diffusion 
member is rather compressible, and is accordingly highly compressed in the area of crimped bottom seal groove 1 30W, 

45 and by its typical resilience, entirely fills any residual width of the slot with its hydrophobic composition. 

[0391] Referring to the bottom of the cell and FIGURE 3A. liquid may potentially traverse a path downwardly to the 
bottom of slot 116, about the bottom edges of the cathode current collector and the air diffusion member, and upwardly 
along the outer surface of the diffusion member to an air port, thence to exit the cell. Points along such path are where 
separator 16 meets isolation cup 142 and where the bottom of separator 16 meets air cathode assembly 26, as well 

so as the first choke region adjacent inner wall 1 1 0 at the wide bottom seal groove in slot 11 6 and the second choke region 
adjacent lower portion 114 of side wall 39 at wide bottom seal groove 130W. 

[0392] Such path generally begins where separator 16 meets bottom seal 140, and passes between separator 16 
and bottom seal 140; and/or the path traverses between separator 16 and isolation cup 142 along joint 148. thence 
downwardly past the bottom of separator 16, thence continuing downwardly between wall 110 and cathode current 
ss collector 32, through the first choke region at the wide bottom seal groove in slot 116. The path then traverses past 
the bottom end of the cathode current collector and around the end of the current collector and air diffusion member 
36, to the outer surface of the air diffusion member. Once on the outer surface of the air diffusion member, the path 
traverses upwardly through the second choke region, namely past seal groove 130W between air diffusion member 
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Z S l r? f r , P h 0r,i ° n 11 4 01 Sid8 Wa " 39> and finally mus1 pass around or throu 9h seal ring 78 before advancing to an 
Z2£. arpo S r ,ng matenal Sh ° Uld f9aCh ^ P ° rt ' ,hS mat9rial ™» be free 10 ^ -tireij froSeceT 

2„ h Re tt ,Umin9 "™ to F,GURE 3A - seal 140 provides a first obstacle to traverse of liquid along such path 

Namely, bottom seal 140 ,s a liquid impervious polymer, and is in intimate physical contact with the separator aton a 

25? * ^ , 08 belWeen seal 140 and separator 16 at the bottom of the cell 

ivfriw y qU ^ mana9eS 10 961 past * e bo,tom 8eal and/or < he isolati °n ~P. next encounters the pressure 
exerted on innerwall lOandcurrent collector 32 opport.cornp^v^lxmom Jdgwaisw^to^ffl 
31 b0n ° m S6al 9f °° Ve 1 ^ sub «IV reduces the width 'W4- (FIGURE Macros £ 116 
to that wid* which . occupied by the cathode current collector and the highly compressed air d^£5£!2I 
the flange has been permanently deformed under the crimping force of e.g. tools 132 and 1 36 

thL 9 ^!'^? h F f ' GU M E dmUSl ° n memb6r 36 13 in the sealing groove to no more 

than about 50 percent, preferably no more than about 35%, more preferably no more than about as? of th. Z T 
of such diffusion member outside the sealing groove and adjacent e q an i a" oort 3S t^h crili^ ° ,lhe ( 1h,c J kness 
ciflcal.y to provide such an obstacle to flow of iqufcl electrode * P ^ " PfaC " Ced Spe - 

[0396] For effective leakage prevention, the seal at wide bottom seal groove 130W substantially closes slot 11s 
S \e B def^iS ,ired V" T°* CUfrent C0 " eC,0r " nd *° hi9hl V COmpressed 

a "^^^^ 

CORNER STRUCTURE AT THE TOP OF THE CELL 

ihn! 81 ,h. Re,erf 7 ,0 F>G T £ 3B ' 3 tOP Gd " re9i0n °' air dif,USion member 36 fe ^Ped inwardly and downwardly 
about the circumference of top distal edge 57 of the cathode current collector, and about the top of nSaS^Z 
thence downwardly along a top portion of the inner surface of the separator separator 16. and 

[0399] FIGURE 3B illustrates that carbon catalyst 34 need not, and preferably does not extend into the slot 17 a 
between minor diameter 1 66 and wide sealing groove 1 76 below the top edge 1 77 O^^aSJSltX^ 
tjjec^ 

K rir' 6 ^ embod ' men,s ' mate * 1 exte nding into slot 1 74 is limited to the cathode current collector and 
the air diffusion member, and the top edge of separator 16 generally abuts the bottom of the grommet whereby the 

oreS r ZT, ETS V hto tt19 ^ AS il,UStrated in R GURE 3B " "» air diffuste " -Zr i^r col 

w«eta^ 

h„th !™ 1=mk ' that yP ,cal resil, ence of the diffusion member entirely fills any residual width of the slot 

both against the cathode can and against the grommet. whereby the hydrophobic properties on both surfaced Tot sS 

M0 Tr 9 , * ° a , q K Ue , 0US e ' eCtrolyte ,nt ° 1,16 S,0t 30(1 traVerSe 0f a < ue ° us elec ^ a -UomS SS? 
ES'JSfE?? ik° P ° nhe ° e " and ,0 RGURE 3B ' ^ ^"tiaVv traverse a path upwan% to 

thence to IS S To T^' *" aton9 outer surtace ° f 106 d «^<°n member to an air port 

22n » h thS ° Vera " SUCh ^ are Where me 9rommet ™ets the distal edge of the ai 

tZS^SZ ■ ^ ^ 2 nd 1,16 0Uter SUrfaCe ° f »" 3ir diffUsion member in tha choka re gion where"! 
EETZ^fFTtri?" COmpressed inwardl * ^ «• side wall 39 at wide sealing groove 176. 
£S hSS ^ "?! ded b °_ th by ,h ° h y dr °P hobic natu 'e of the air diffusion member and by the choke points 

[0404] Such path traverses, for example, from inside the anode cavity, along slot 174 between grommet 18 and air 
diffusion member 36, thence upwardly between gromme, 18 and side wall 39 to the top oHhe ceSTnTe tnf Snq 
matenal reaches the top of the cell, the material is tree to escape entirely from the cell 9 

S^SLSm T 5 RG , JR . E 3B ' Sea "' n9 9rOOVe 176 pfOVideS a first obstacle «° traverse of liquid along 
the upwardly directed portion of the path leading to ledge 168. Name^. wide sealing groove 176 exerts a force com- 
pressing air diffus.cn member 36 against grommet 18 whereby air dLsion membar 36 is in inSe VSSIZ 

of the cell adjacent the top of the cel.. thus blocking movement of liquid between grommet 1 8 and air diusT membe^ 
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36 to the top of the slot 

[0406] Any liquid which manages to get past the compressed hydrophobic diffusion member and thus through slot 
174 and to ledge 168, depending on the path of interest, next encounters either the pressure between compressed 
wide sealing groove 176 and the compressed air diffusion member on the downwardly directed path, or encounters 
s the pressure between the grommet and side wall 39 of the cathode can. Referring to the downwardly directed path, 
the pressure between wide sealing groove 176 and the hydrophobic air diffusion member constitutes a significant 
obstacle to traverse of aqueous electrolyte. In addition, in order to completely traverse wide sealing groove 1 76, the 
electrolyte must pass around or through seal ring 76 before advancing to an air port 

[0407] Referring to the upwardly directed path, upward of ledge 168, a grommet lock groove 178 in side wall 39 
70 (FIGURE 2) preferably extends about the circumference of the cell between wide sealing groove 176 and the top of 
grommet 18. Grommet lock groove 178 is formed in can side wall 39 after the grommet has been installed in the can, 
and thus crimps the side wall of the cathode can against grommet 18 with sufficient pressure (i) to hold, or at least 
assist in holding, the grommet In the can and (li) to block flow of electrolyte between grommet 18 and side wall 39 
upwardly toward the top of the cell. Grommet lock groove 1 78 exe its sufficient ongoing active pressu re against grommet 
is 18 to substantially impede flow of liquid e.g. electrolyte upwardly past grommet lock groove 178. The crimping of 
grommet lock groove 1 78 Is practiced specifically for, among other functions, creating such an obstacle to flow of liquid 
electrolyte. 

[0408] For effective leakage prevention, wide sealing groove 1 76 substantially closes slot 174 except for the width 
required by the combination of the cathode current collector, and the two layers of the highly compressed air diffusion 
20 member. The deformation properties of the e.g. cold rolled steel core layer of side wall 39 of the cathode can are such 
as to maintain the deformation of groove 176 as imposed at the crimping step, thereby to maintain slot 174 closed to 
traverse of liquid electrolyte after the crimping force of the respective tooling is released. 

[0409] Wide sealing groove 176, as illustrated in FIGURES 2 and 3B is fabricated by placing a grooving tool in the 
existing grommet stop groove 102 (See also FIGURE 30) and working the tool about the circumference of the can as 

25 well as downwardly, thus using the tool to widen the existing groove downwardly such that the groove extends contin- 
uously downwardly from the stop groove, and continuously about the circumference of the can. Thus, the height of the 
comparatively wider sealing groove 176 incorporates, and expands on, the original rather narrower stop groove 102. 
[0410] In another embodiment, illustrated in FIGURE 30, a separate top sealing groove 1 80 is fabricated in side wall 
39 below grommet stop groove 102 and above the bottom of slot 1 74. Such top sealing groove 180 performs generally 

30 the same function as wide sealing groove 176, but over a lesser height of the cell, and separate from stop groove 102. 
[0411] In yet another embodiment, not shown, of comer structure at the top of the cell, namely adjacent the top of 
anode cavity 137, but referring for guidance to FIGURE 3B, diffusion member 36 extends upwardly into slot 174 and 
terminates at a top edge adjacent the corresponding top edge of cathode current collector 32. Namely, in this embod- 
iment, diffusion member 36 is not turned inwardly and downwardly inside the cathode current collector between the 

35 cathode current collector and grommet 18. Rather, cathode current collector 32 is in direct surface-to-surface relation- 
ship with grommet 18. 

[0412] While the separator is generally wettable by aqueous liquids, the pressure at e.g. wide sealing groove 1 76 is 
effeclive to at least partially suppress migration of aqueous liquid upwardly into slot 174 in those embodiments where 
separator extends upwardly Into slot 174. Thus, while the separator Is generally hydrophllic, under the pressure of 
40 sealing groove 174. the separator loses at least part of its hydrophilic characteristic properties, and serves as the first 
line of defense against leakage of liquid electrolyte out of the cell. Any liquid electrolyte which does manage to get past 
the separator in the slot, still must traverse the choke points and other obstacles in one of the upwardly and downwardly 
directed paths described earlier herein, in order to effectively leak out of the cell. 

45 SEALING TAPE 

[041 3] As with other air depolarized electrochemical cells, a seal tape, suggested in dashed outline at 1 82 in FIGURE 
1, is installed on the outside surface of the cathode can, covering the air ports. In the cylindrical embodiments of cells 
of the invention, the sealing tape is installed about the entire circumference of the outer surface of sid9 wall 39 and 
50 preferably extends from proximate e.g. bottom seal groove 130 to a location generally proximate sealing groove 176 
or 180, as applies. Tape 182 covers air ports 38, and blocks unrestricted access of air to the air ports, until such time 
as the cell is to be placed into service. When placement of the cell into service is imminent, the tape is removed, thereby 
exposing the air ports to ambient air, whereby the cathode hall reaction is facilitated. 

[041 4] Seal tape 1 62 can be made from any of the seal tape materials known for use over air ports of air depolarized 
55 cells. Preferred materials are those known for use where chemical reactions are suitably suppressed, lor lack of air, 
until such time as the cell is to be placed into service. 

[0415] Such material can have, for example, a 2 inch wide base web about .002 inch thick and with suitable known 
porosity, with e.g. suitable pressure sensitive adhesive mounted thereon. The tape is applied by wrapping a suitable 
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lI^£ e ^?.^• 8 *, , ^ en " re circumference of *at portbn of side wall 39 which contains 

gTv^'o?^ 

REVIEW OF CERTAIN ASPECTS OF THE INVENTION 

SI nftff C< i!fi betWeen the Cath0d8 ClJrren, C0,leC,or and the ca,hode <*" is effe cted at flange 138 at the 
bottom of the cell, wrth erther groove 122 or 130 providing active holding force, or both grooves 122 and 130 where 

tSn^r T' h ° ldin9 inn6f SUrfaCe 60 ° f mS b0tt ° m ed " **** * ,he c-h^cun^oS^^ 

z::::^z:^t ,hereby es,ab,ishin9 and main,ainin9 ^ «-« ^ «— * ™ 

[0417] Bottom seal material 140 can be placed in the bottom of the anode cavity by spraying metted seal material 
from a nozz e inserted Into the anode cavity and toward the bottom of the cathode can preferably with concu^en 

he bottom of he anode cavity. is creased, over spraying melted seal material, when Ihe seal material is placed in 
the anode cav ty as a solid pellet or pellets, and Is metted h situ before behg solkJIfied by subsequen ccSlinq of ttne 

sTucfed wH S h th TT l ^r"' aPP ' iCan,S h3Ve " 0tiCed 3 P6rf ~ advanta 9e in cell wh^we're on 

An r ? srtu melting step, as compared to cells wherein the seal material was applied as a melted spray 
[0418] Applicants contemplate that the noted improved uniformity of in situ melting of the seal material over sorav 
applicatton of already-melted sea. materia. 140. may be reteted to the very nature of spray ££^tZ+SZ 

sZlnJ T aPP "1 adjaCent 91 30 6d9e ° f ,he Spray pattern varies wording toTe exact posZfn £ 
spray pattern. Thus. ,n order to assuredly cover an area of interest, one normally directs the spray pattern so as to 

desired EES? a ™ Mick »° SS9S °» ma,erial *«ooghou the target area. Accordingly, in ob'tain'in'g the minimum 

tilt J thCkne ? C ° V r 9e ° f SPray materia ' thr0U9h0U, *« tar9et area ' the edoes of *• W Pattern general^ 
apply lesser amounts of the spray material outside the target area seneraiiy 

I^L™,^ 389 f C !" 8 inVSnti ° n ' thS Spray tar " t apP ' ieS Seal material at lhe **™ hei 9ht as generally the 
StZ ™« , 13 al n? in9 f0f 6d9e overs P ra y) would re a<* in the meniscus adjacent the separator « the 

de^ed 2?? h ' T' 1 k 40> W6re deVe, ° Ped by in Si,U meWn9 ° f °" e ° r more P articles °» ^e sealmaterial as 
2S~^' ° rder,0r,he spra y to cover the target area including the meniscus height, the tighter 

edge areas of the spray pattern necessarily reach above the purported meniscus height 

Wh ' l ! Ch ° OSin9 10 n0t be limited l ° technical theof y here - aPP'icants contemplate that the lighter spray cov- 
erage ,n such h.gher areas above the meniscus zone, may impede electrical and/or physical mobility of reactant moi- 
etjes to, from, or in. the cathode assembly adjacent where the lighter spray has been applied above the meniscus 
K reducing the level of electrochemical reactivity at respective adjacent portions of the reaction 

thorn^li ? !f Sembly Accordin ^' °« h9r factors are equal, the in situ melting method of applying 
thermoplastic seal material 1 40 Is preferred. ¥V y a 

™ I T l >e f* u 6 Caf ^° n ° atalySt iS mecha nicaOy bonded between outer and inner surfaces 58, 60 of the cathode 

Z^l^JT' y „ f 0,1 ° a,aVst material eXtendin9 ou1wardi y ,rom P r °i ec,ed °P en areas of the perforations, on 
both such outer and Inner surfaces of the cathode current collector. 

n M nnJ ^n Plaiy f diffUSi ° n memb6r 36 b P feferab| y fabricated by wrapping about 3.25 wraps of a suitable e. 
fho ptpp h fayer of m.croporous PTFE about active carbon catalyst 34. with suitable pressure and/or tension on 

„ ,r k T 38 thS PTFE 13 Wrapped - 1,16 a " eCt of a PP | y |n 9 P fessure tensi °n 0" th* PTFE sheet 

™n5lf ,S a u° Ut Cafb0n Cata ' ySt fe ,hat the reSUltin 9 ™>«P'a-layer PTFE diffusion member has an 

^nni J?^! SS * 30 the ^"P 00 ** m "«Pto of the nominal, at rest, single layer thickness of the web so 

2 J" ^f 070 eXampl9 ' th9 reSU " ing thickness of 109 3 *» er wra P is about 0035 ^ch. Suitable such wrapped 
multiple layer diffusion members have resulting thicknesses about 50% to about 70%. preferably about 55% to about 

r^« mC ^L P y 8 0Ut 60%1 as 9reat as 109 sum 01 ,he thicknesses of the layers wrapped 

nZ l J?! !?? °!i WaPPing me PTFE Whi '° SUb|9Ctin9 409 PTFE to compressive and/or tensile reduction in thick- 

sionjmposed^reater levels of compressi«i. including greater levelstranthc^erecitedabove. can be used to establish 

^JT^^T on ' example ' to establish a lower air diffusion rate 33 a tod ,or conlrol,in9 vapor transport 

[0424] Lower diffusion rate can also be used to establish an upper limit on the cathode reaction rate by reducing the 
S?£ 7T " T 31 CaXh0d * reaCti ° n SUrfaC9 - L9SSer ,9Vels ° f compression and/or tension, including 

IT™ *H an ?K° Se feCrted 3b0Ve ' C3n b9 US9d ,0 eS,ablisn ni 9 ner rates of air diffusion and thus greater supply 
oT oxygen to the cathode reaction surface. 

Sin^^nlf ,°k ""T''" 9 tHe PTFE 38 3 continuous (assentially endless) web is to avoid any end edges 
extending substantally through one or more layers of the thickness of the diffusion member. Where e.g 3.25 wraps 



38 



EP 0 940 866 A2 



are used, for any electrolyte 1o get through the diffusion member, the electrolyte must either traverse through the 
thickness of 3 layers of the PTFE (not likely), or traverse along facing surfaces of adjoining layers of the PTFE for 3.25 
times the circumference of the diffusion member (again not likely). Given the above obstacles to liquid egress from the 
cell, liquid electrolyte in general does not exit the cell through the PTFE diffusion member. Thus, the multiple layer 
s endless wrap structure of the PTFE diffusion member is a significant factor in impeding such liquid exit through the 
diffusion member. 

[0426] In technically preferred embodiments, the diffusion member is turned inwardly about the circumference of the 
cell, over the top of the separator or cathode current collector, and downwardly onto the top portion of the inner surface 
of the respective cathode current collector or separator. The downwardly-depending portion, of the PTFE on the inner 
io surface of the cathode current collector or separator provides a first-encountered sealing shield, in slot 174, impeding 
movement of electrolyte or electricity from anode mix 20 to the cathode current collector or the cathode can, thus 
impeding internal electrical shorting in the cell. 
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[0427] The following materials are provided for assembly of a cell of the Invention. A cathode can as described above 
is provided. Such cathode can has air ports 38 in side wall 39, in suitable number, preferably evenly distributed over 
side wall 39 adjoining the prospective reaction surface area of the air cathode assembly. The cathode can includes 
provision for stabilization of the bottom of the air cathode assembly as at either slot 116 or through plug 128, or the 
20 like, optionally in combination with groove 1 22 or 1 30. The cathode can preferably further includes grommet stop groove 
102. 

[0428] An air cathode assembly 26 as described above, is provided. In such air cathode assembly, an upstanding 
free edge region of the PTFE diffusion member preferably extends e.g. about .050 inch to about .150 inch, preferably 
about .100 inch to about .125 inch, above the top of the cathode current collector. 
2$ [0429] A grommet 18 is provided, including ledge 106 properly positioned for interfacing with grommet stop groove 
1 02. Either grommet stop groove 1 02 or ledge 1 06, or both, can be continuous as shown, or can be intermittent about 
the circumference of the can and grommet. The only requirement is suitable interface to stop advance of the grommet 
as the grommet is assembled into the cell. 

[0430] A separator 16 as described above is provided. The height of the separator is such as to extend generally 

30 from the top of slot 116 or plug 128 to and into what will become slot 174 between grommet 18 and side wall 39 of the 
cathode can. The width of the separator is sufficient to extend more than the full circumference of the anode cavity. 
The composition of the separator is preferably as described above, though a wide variety of known separator materials 
can be tolerated in the invention. The thickness and resiliency of the sheet material used to make separator 16 is such 
as to anticipate a resilient expansion of a lightly coiled such material inside the air cathode assembly when the lightly 

3S coiled material is released inside the cathode can. 

[0431] A suitable anode mix or anode mix precursor Is provided. The anode mix is preferably the above described 
wet anode mix, preferably made. as described, with the electrolyte composition being incorporated with the dry powder 
prior to the anode mix being incorporated into the cell. However, a wide variety of known anode mixes, including dry 
anode mixes, subsequently wetted Inside the anode cavity, can be used in cells of the invention; and a wide variety of 

40 known operable methods of making such anode mixes, are acceptable, and operable in making ceils of the invention, 
although the above described anode mixes are preferred. The reason such anode mixes are preferred is because such 
anode mixes can potentially provide higher discharge rates than other, more widely-used anode mixes. 
[0432] A suitable anode current collector is provided. While a wide variety of anode current collectors can be used, 
a preferred anode current collector for some embodiments is a brass nail (70% copper, 30% zinc) in the form of a solid 

45 rod, coated (e.g. plated) with tin, gold, or other material providing a sufficiently high hydrogen overvoltage to impede 
self-generation of hydrogen gas inside the environment extant in the cell. 

[0433] A suitable bottom seal material 1 40 is provided. The bottom seal material can be provided in either solid or 
melted/liquid form, depending on the method which is to be used in placing the seal material into the cell. When the 
seal material is provided in melted form, the melted material is generally contained in suitable spray machinery including 

so a suitable reservoir, a spray nozzle, and a pump for pressurizing the melted seal material. When the seal material is 
provided in solid form, preferably a single pellet of suitable weight (e.g. 0.25 gram for a size 'AA" cell) is provided. 
Multiple pellets, of suitable combined mass, for use in a single cell are acceptable, but less desirable. 
[0434] Given the above provided materials, air cathode assembly 26 is inserted into the cathode can, with the bottom 
of the air cathode assembly extending to the inside surface of the lowest extremity 11 2 of bottom wall 37. 

ss [0435] The bottom wall of the cell is then crimped, either at flange 138 or against a conductive plug 128, using a 
groove e.g. 122 or 1 30, thus to fix air cathode assembly 26 in position In the can to provide electrical contact between 
the cathode current collector and the cathode can, and to effect a seal impeding flow of electrolyte around the lower 
end of the cathode assembly and thence out of the cell. 
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Eh, J^TfSLS*" r0 " ed 9enera " y and ,0 ° Sely int ° Cylindrical fo ™' and is inserted into the cathode can 
LT„7tH air f Cathode asse ™bly. The separator is preferably pushed downwardly into the can until the boZ' 
edge of the separator reaches the top of slot 116, or plug 128, whichever is being used Once inthe cantfseD^rator 
IS ^fT™ "t SePara, ° r automatic *»* a " d resiliently uncoils/expands against S»^5Z?E 
Th^boZ Ifl! !2° f ' ther9by " nera " y d6finh9 ,h9 sid * about the anode c aX o , th 

2J2 S °T e ,f eCUtions of se Parators in conventional metal-air cells, the separator is adhesively bonded to th* 
cathode current collector. While the separator can be e.g. adhesiveV bonded to the cathode <S2oto£? h JE 

[0438] In embodiments where an isolation cup 1 42 is used, the isolation cup is typically inserted into the anori, 
after the separator is inserted into the cell. The isolation cup is placed inwardly of Sm^SS a th^ 
anode^cavlty «, bottom wall 144 of me isolation cup agin/the centra^ ol ll 

S£T£ f- ^SfSLT F ° r eXamp,e ' thG b0tlOm SUrface ° f *»™ wa » 144 is -inSEl CunSce ^Jal 

22T .1! ?! S 2 and 3A< alth ° U9h Sma " Spacin9S are shown between *• elements h23lSSS 
ease of v.sually distinguishing the elements from each other Drawings for 

'!L!Il e aKemat . ive ; ,he iso,ati °« 1 cup can be inserted into the anode cavity, followed by insertion of the seoara.or 
into the anode cavrty. including into the isolation cup such that the bottom edge of the separator extendi f to fheE 

Le^l tT ma ^" at USad ' " n8X ' inS9rted Whefe Pre " me,ted seaJ is -5 a spray noS 2 

EST ^ferabXSS ^™ "** ° f ^ 9enera " y diSp0sed toward iha b °«om Tie j£ 
Fk^Hn^r hT m. ^ 03,1 3nd C ° ntentS afe rola,ed Wtli,e li£ l uid ( melted ) seal material at e.g 500-575 decrees 
. " d ' s P enS9d the nozzle onto the bottom of the can, or the isolation cup as appropriate sJnSSSSS 

K^TS^,?" 8 r portion of separator 16 at ,he same time - ,n ^^S^tSSSSS 

at approximate^ amb,ent temperature when the seal material is dispensed. Accordingly, the cooler temperaTur of Te 
ml^ZZT faPidly COO ' S diSpenSSd Sea ' mHto * 1 10 below its Nation taSSSTSSS 

tnfs^^ 

So JlT T T T ateria ' ,S ,hen m6lted by heating ' ^ af,er melt,n 9 ,s coo,ed and thereby resolidified The 

"ot So me^l .h^eK T*? "* * n0ZZ ' e H ° 1,16 ^ lhe Seal »«•*- P a »* and ushg 

wi 1% pnd 1 ^H Qe h, ,he al,ema1,ve - and P re,era bly. a hot contact heater contacts the outer surface of bottom 
wa 37 and provides melting heat to the seal material by conduction through bottom wall 37 Either wav thYseS 

sXat^t^ 

[0443] The heated, fluid seal material flows to fill the joints, and pref erably forms a meniscus (FIGURES 3A and 2<» 

roJZ -n? ! . ^ f *• an0d9 ° av,ty ' wha,ever 108 structure at toe bottom of the anode cavity. 

liT \-. "Pwardfy-.ncl.ned meniscus at the separator provides a suitably long path that any potentLlv leakina 

portion of bottom wall 37 is lower than outer portions of the bottom wall, such as at FIGURES and 29 the menisTs 
isimportant to retaining suitable thickness of the insulating meft plug at separator 16 

S? 4 , T^l *f matefial fl ° WS ' Bnd fills lhe a PP f °P» a ta '«^ions in the bottom of the anode cavrty cooling is 
=dt^ 

iTL,,^? T B b ° ,,0n ] ° ,the Can Pf0perly pro,ected ^ seal ma,erial or isola,iorl C "P. °r both, a suitable quantity 

t^™JE£ :i 9e,, : d zinc r- mix composition fe added to the anode «t — !*SSS 

functonal wet electrolyte composrt.on is then ,n place in the anode cavrty. In the alterative, e.g. about 8 5 qrams of a 
hraunh a ~ e rt a r d L C TK n ' CO "^ 

through aperture 154 of the grommet, until head 152 of the anode current collector abuts the top of the grommet aSut 
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aperture 154. 

[0448] The subassembly of the grommet and the anode current collector is then inserted into the anode cavity, with 
the shank of the current collector disposed inwardly of the grommet, and penetrating into, and into intimate physical 
and electrical contact with, the anode mix. The grommet/current collector subassembly is preferably advanced into the 

5 anode cavity until grommet ledge 106 abuts ledge 104 of stop groove 102 of side wall 39 of the cathode can. 

[0449] After the grommet and anode current collector are inserted into the cathode can, suitable grooves are formed 
or expanded about the side wall of the cathode can to lock the grommet in place, and to provide effective seals against 
leakage of e.g. electrolyte out of the cell past grommet 18. For example, the cell can be turned against suitable tools 
to create grommet lock groove 178 (FIGURE 30) and/or top sealing groove 1 80, or both (FIGURE 30), about the entire 

w circumference of side wall 39. Grommet lock groove 178 is optional. Top sealing groove 180 is obviated where grommet 
stop groove 102 is expanded downwardly as shown in, for example, FIGURES 2 and 3B to form wide grommet lock 
groove 176, generally extending between and including what are shown as stop groove 102 and sealing groove 180 
In FIGURE 30. 

[0450] Inserting grommet 18 and anode current collector 22 into the can, and forming the recited grooves 176, 178, 
is 180, as appropriate, completes the closure of the cell, including forming a desirably tight closure and seal of the ceil. 
[0451] Wide sealing groove 176 Is fabricated by placing the working tool into grommet stop groove 102, and holding . 
the tool at a suitable radius to provide Inwardly -directed sealing force against grommet 18 while turning the cell and 
gradually moving the working tool downwardly from the height of stop groove 102. As the tool is moved gradually 
downwardly while holding the recited radius, stop groove 102 is expanded downwardly and optionally inwardly, thereby 
20 to bring pressure to bear against the diffusion member, cathode current collector, and separator, and indirectly against 
grommet 18, over an expanding vertical height eventually reaching the dimension 'HI" (FIGURE 3B) and locking the 
diffusion member, the cathode current collector, and separator in a press-fit configuration in slot 174, against grommet 
18, thus to form the wide grommet lock groove as illustrated in FIGURES 2 and 3B. 

[0452] Height 'H1 " of wide grommet lock groove 176 is substantially greater than the height of grommet stop groove 
25 102 illustrated in e.g. FIGURES 18 and 31. Typical ratio of the height "H1" of grommet lock groove 176 to the height 
of cjrommet stop groove 1 02 is of the order of about 2/1 to about 1 0/1 , with preferred ratio of about 4/1 1o about 8/1 . 
[0453] With suitable sealing grooves and/or locking grooves having been formed in side wall 39, the cell is at that 
point adequately closed and sealed against leakage of contents of the cell. Top edge 177 of the cathode can is then 
crimped inwardly, along with top ridge 172 of the grommet, against the top surface of the grommet, thereby to provide 
30 the final closure crimp in closure of the cell. 

[0454] If an anode end cap 24 is to be used, the anode end cap is placed against the top of the grommet before the 
top edge of the can and top ridge of the grommet are crimped over. In such event, the circular outer perimeter of the 
anode cap is thus trapped in slot 170 as the top edge of the can and the top ridge of the grommet are crimped over; 
holding the anode cap to the anode end of the cell. The anode cap is electrically isolated from top edge 1 77 of cathode 
35 can 28 by the intervening electrically insulating top ridge 172 of the grommet. 

[0455] While the anode cap is thus placed In close, and likely touching, proximity with head 152 of the anode current 
collector, a spot weld is preferably formed between head 1 52 and cap 24, thus to establish excellent electrical contact 
between the anode current collector 22 and anode cap 24. 

[0456] Correspondingly, If a cathode cap 30 Is to be used, the cathode cap is placed against preferably the lowest 
40 extremity 112 of the cathode can, and welded in place, thereby to obtain physical securement of the cathode cap to 
the cathode can and to establish excellent electrical contact with the cathode can. 

HOLLOW ANODE CURRENT COLLECTOR 

45 [0457] FIGURES 31 A and 31 B represent cross-sections of representative cells after significant discharge of the 
respective cells. FIGURE 31 A represents a cell having an anode wherein the zinc was placed in the anode cavity in 
the dry condition, with the electrolyte having been added to the anode cavity after addition of the dry zinc. 
[0458] By contrast, FIGURE 31 B represents a cell having an anode wherein the zinc was placed in the anode cavity 
in the wet condition. Namely, the electrolyte was added to, and mixed with, the zinc before the zinc was placed into 

so the anode cavity. 

[0459] Both of FIGURES 31 A and 31 B illustrate movement of reaction front 1 56 of the anode half reaction as oxygen 
from the air combines with the zinc in the anode, through the auspices ot.hydroxyl components of the electrolyte. As 
illustrated therein, the relatively lighter colored anode mix material 158, namely the reacted zinc oxide, generally em- 
anates inwardly from air cathode assembly 26. The relatively darker colored anode mix material 160, namely the 
55 unreacted zinc, is generally disposed relatively inwardly in the cell, about the anode current collector. 

[0460] As FIGURES 31 A and 31 B illustrate generally, in a fresh, unused cell, being put into use for the first time, the 
anode half reaction between hydroxyl ion and zinc initially takes place immediately adjacent the air cathode assembly. 
Thus, the reactive hydroxyl ion reacts with one of the first available zinc particles it encounters as it leaves the cathode 
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sembV^' Name ' y * feaCtiVe hydr0Xy ' ^ feaC,S Wfth " PartiC,e "** iS C,0Se h dis,ance t0 the - 

progressively used up ,n the electrochemical reaction. Further, the reacted zinc oxide tends to coalesce^owaTrt I 
KS! fl m GU » RES 31 A **. 31 B " re P resentin 9 dr V a "d wet addition of the zinc, respectively, illustrate somewhat drf 

and focused about the anode current collector at the bottom of the cell open at the bottom. 

[0463] The cell from which FIGURE 31 A is derived approximated a -AA- cpII in c,™ -n,« , 

sr r e ?nn 2 Mt ™° n ,o 3 — 5 ssnni s«t ,eacM " " oni at tae ' 

S JT.ff', 3 T - F ' GLJRE 3 ' B ' "**" " P """' S 2l,c ta «< '° •» "nod. cavity In ft. w., 

SX^J^TSl^TT^^ surface> a " 3,009 109 neignt 0,,he anode •* in 

iu**&/j it should be understood that the reaction front profiles illustrated In First inrc m a m a o 7 1 

w^^ 

nusiraiea in H&URES 31 A and 31 B are believed to represent the more typical real life use of such cells t>ll« nf tho 

sSfTSi 0 ^ a,so be used in modera,e and ,ow drain ra,e cn cells - ceBs of •* 

T^lJlf ^ I re P res ents a further embodiment of the invention which takes advantage of the hiqh use rate 

tSSSZ RGuTJ*^ t POrt J° n ,h ° U9h thS ° U,er 9nd in " ef C ^ dricaI PortiLte nottecS 
illustrated n FIGURE 3Z As illustrated in FIGURE 32, elongate shank 150 of anode cunent collector 22 is tubular 
ncluding side wall 184 and end wall 186 defining cavity 188 inside shank 150 ' 

ESofitSJS^ , 1 h° "? 3 diame,er Pre,eraD,/ DU1 "* ^ eral| V —tan, abng the 

■W5- o ^an^e cTJLT^t ^ 9 9r0mm9t ia S ' d9 wa " 184 has ^ thickness -T3.' Separator 16 defines width 
W5 of anode cavity 137. The purpose and benefit of the embodiment of FIGURE 32 is to reduce the weigh, of cell 

£Z£S T 9 JT V* ? 109 l9SSer - US9d 2lnC ° f M 1618 while -tainin a. or nea" 9 o tte 

ZlZT^nT^T! ^ ° Vera " r9SUft fe ** Si9nifiCant ™* ht fe with e.Lation of 

he ST™? ' ? k?? 1 " ° f 1,18 Ce " is r9duced to a lesser *0™.. Correspondingly 

the So^a ceSn a er f "£ h'* Ce " l ° 109 d *• Ce " (,he ■» W^W* L» is increased ove" 

^S^^C^iSL" represented by ce,ls of either of FIGURES 3,A - 318 or simi,ar ce » 

S. ?? rrinfl . J to RGURES 31 A ' 31B ' unreac,ed 2inc 150 at termination of operation of me cell is weioh, in 
weight of the ratio without contnbut.ng to the numerator -energy- o, the ratio, namely the total energy available from 

K ^XZttel^T^ °f FIGURES 31 A. 31B witt, a less dense material inside shank 150, typfcaiy 
a.r, the we,ght of the cell s reduced while reducing the total energy available from the cell to a lesser degree, whereby 
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the ratio of energy to weight is favorably advanced. 

[0472] Thus, as diameter *D1 " of hollow shank 150 is increased, the amount of unreacted zinc existing in the cell 
after full effective discharge of the cell is decreased until the shank is sufficiently large, thus sufficiently close to the 
separator, that substantially all the zinc is consumed by the time the cell reaches the end point voltage, of typically 
5 about 0. 9 volt to about 1 .0 volt. Namely, th e greater the diameter "D 1 , " the closer is side wall 1 84 to separator 1 6, and 
thus the less the distance between shank 150 and separator 16. 

[0473] In comparing variations of the embodiments represented by FIGURE 32, and in light of the teachings respect- 
ing FIGURES 31 A, 31 B t and further assuming that the diameter of the shank does not extend outwardly beyond the 
reaction front represented h e.g. FIGURE 31 B, the closer side wall 184 of shank 150 comes to separator 16, the less 
io the amount of unreacted zinc at the end point. Where the ratio of total energy to weight is an important operational 
criterion of the cell, the preferred construction is a cell having no, or substantially no, unreacted zinc at the cell end 
point, namely when the cell can no longer provide the threshold required voltage at the effective load. Accordingly, the 
diameter of shank 150 preferably corresponds generally with the diameter of the reaction front when the end point 
voltage of the cell is reached. 

75 [0474] In that regard, compared to an anode current collector having a solid shank, improvement in the energy/weight 
ratio is seen at any time when the expanded diameter of shank 150 displaces what would otherwise have been unre- 
acted zinc at the end point of the use life of the cell. Accordingly, some benefit is usually seen when the distance 
between side wall 184 and separator 16 is no more than 40 percent of the average distance across the diameter, or 
other cross-section, of anode cavity 137. Depending at least in part on width "VW of anode cavity 137, further im- 

20 provements are seen in the energy/weight ratio in cells wherein the distance between side wall 184 and separator 16 
is less than 40 percent of the average distance across the diameter. Thus, a distance of no more than 30 percent 
typically provides an improvement over the 40 percent distance. 

[0475] A still further improvement is typically obtained when the distance is no more than 25 percent. Yet further 
improvement is seen in at least some embodiments when the distance is no more than 20 percent. In some embodi- 
es ments, still further improvements are seen when the distance is no more than 15 percent, or 10 percent. The actual 
optimum percentage depends on a variety of parameters relating to the specific cell under consideration. Such param- 
eters can include, for example, size and configuration of the anode cavity, the wet or dry condition of the zinc when 
placed in the anode cavity, end point voltage, drain parameters including drain rate, and the like. 
[0476] As used herein, "average distance across the diameter" means the average distance taken across the cross- 

30 section of the cell, and wherein diameter is the diameter of a cell having the same cross-sectional area as the specific 
celLbeing evaluated. Thus are cells having non-cylindrical configurations provided for, as well as cylindrical cells. 
[0477] Once the expanded diameter of shank 150 reaches the point where no substantial mass of unreacted zinc 
as at 1 60 remains when the cell reaches the end point, namely the diameter of the shank corresponds with the reaction 
front at the end point any further reduction in the distance between shank 150 and separator 16 does not significantly 

35 further improve the energy/weight ratio, whereby the average distance between the tubular anode current collector 
and the separator Is sufficiently small that substantially no unitary unreacted mass of zinc remains proximate the anode 
current collector when the cell reaches typical end point voltage of about 0.9 volt to about 1 .0 volt. Where the reaction 
front is not parallel to shank 150, the optimum diameter is somewhat less than where the reaction front is parallel to 
shank 150 : and a corresponding adjustment In the designed cross-section of shank 150 Is preferred. 

40 [0478] Still referring to FIGURE 32, side wall 184 and end wall 186 of shank 150 define cavity 1 88 inside shank 150. 
Cavity 188 can be open to ambient atmosphere through port 189 in head 152 of current collector 22. Accordingly, any 
pressure imposed on shank 150 which translates to a dimensional change in e.g. diameter of shank 150 results in a 
corresponding ingress or egress of air into or out of cavity 188 through port 189. Correspondingly, cavity 188 is not 
open to anode cavity 1 37, which would obviate the pressure moderating eflect of port 189. 

4* [0479] Side wall 1 84 can be defined by a suitable material have a suitable thickness "T3," for example and without 
limitation, about .006 inch to about .020 inch, defining a structural strength in shank 1 50 such that shank 1 50 withstands 
forces typically exerted inside anode cavity 1 37. Such forces represent, for example, the increased volume requirement 
of the anode material as the zinc is converted to zinc oxide in the electrochemical reaction. Such suitable material can 
be any of the brass compositions conventionally used for anode current collectors in eel Is having alkaline environments, 

50 for example, brass having compositions of 70 percent copper 30 tin, or 60 copper 40 tin. Other brass compositions, 
as well as other conventional anode material compositions, can be used as desired. The composition requirements 
are only limited by the suitability of the material for use as a current collector in the alkaline e.g. potassium hydroxide 
environment, various material compositions are known for use in such alkaline environments, and ail such materials 
are contemplated for use in the instant invention. 

55 [0480] In other embodiments, thickness T3" is selected, along with suitable material, to be thinner, for example and 
without limitation, about .002 to about .020 inch thick, such that shank 150 collapses under forces typically extant in 
the anode cavity during typical conditions to which the cell is exposed. While the same materials as above can be 
used, e.g. the thickness of side wall 184 is reduced, whereby the side wall of the shank which passes through grommet 
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W thus oSni J* S ■ 8 ^ 6 " eCtiVe diameter 0f the shank as ,he shank P asses trough grommet 

coteosl of SlSST -1 IS S ° ! SGal b6tW6en Sh3nk 150 ■ nd 9f0mmet 18 at a P erture 154 is not broken by any 
^ m !tln fh w ? ,de 9r ° mmet 18 - AccorcJin 9V. collar 198 is preferably confined to the region of the 

grommet and thus extends less than the full length of shank 1 50 

f^hJtJt" y ?' ° th *' emb ^™ ente of *e cel. of FIGURE 32, side wall 1 84 is made of a plurality of materials, typically 
a substrate defined by a substrate material, having a first material disposed on the polymeric substrate c« 
and opt.onally a second material disposed on the first material, and wherein the combLion of the first Second 
matenals ,s suitable to colfect electrical energy from the anode mass and to conduct such electrical energy beZn 
the anode mass and the anode terminal. Such substrate material can be rigid, whereby the tuba does Z cZZ 
dunng discharge of the cell. In the alternative, the substrate can be rather collapsible, thereby to facSteTncreasino 
the volume of the anode cavity during discharge of the cell. «ciinaie increasing 

[0482] As to the materials disposed on the substrate, there can be mentioned any and all of the materials conven 
EKST,* U , S k Shan 1 1 a ThUS ' thefe C3n be mentioned «W« ^"icon-copper *o£££S£EZ 

S^TiT r S SUCh 33 7 °^° braSS and 60/40 brass and ths like - as we » «« t* and valousSloyV^ 
such materials coated with suitable such materials, tor example, tin-plated brass V 

SSI 8 !! f , " | UStra,ed ' cavitv 188 fe P re '^ably vented to the atmosphere through head 152. In the alternative cavHv 
188 can be closed and sealed. Where the cavity is open to the atmosphere, cavity 188 contains SnT air a2 
enables air to move in and out of cavity 188 at will. ™noiem air, ana 

[0484] Cavity 1 88 is a closed chamber, closed especial^ to the anode cavity, such that contents of the anode cavitv 

EJf!L Shank 150 .° an ba mada witn a closed wall by providing a plug at the end of a tube comprising side 

woTpiece " 9 ,f ° nin9 3 meta ' CUPl therebV ,0 f ° m the b0,t0m as P art of a drawnSned 

[048$] Ir .embodiments where thecavity is a totally closed chamber, the cavity can contain other materials aenerallv 

£ iS^r^T ? e CaVitV " f0rmed SUCh ° ther materb,S Can be ' ,0 - xa -P |e a <* wJSS 
as ^uTe densTv of tne S2 Z *" ^ ^ matorialB 030 als ° indude -.ids"^g 

^ . £ d ' SpOSed n CaVfty 188 is sufficient| y small to contribute to the cavity reducing the overall 

TenZ^l^-VTV^ mat6rial COmained in C3Vrty 188 is 9-era.ly nomoreLn 80 pe'rcTnt of ^ 
Z Z Ltt n 2 6 7 ^^rf matenalS h9Ve denSiti6S ° f no more *" 60 P erce "t °< the density of the anode 
moL Yet more preferred materials have densities of no more than 40 percent of the densrty of the anode mix Still more 

cZV'TZ deSr/^H 10 PerC ! nt °' denSHy 0< *• ^ mbC ^ 9aseous matenals ca « ^ used in 
SSS. ^ ? 93898 be ' n9 n0 more than 5 P ercent of the density of the anode mix 

£22 5, f ?Tr °' mlnlml2in 9 1^ 6 we '9 ht * the cell, cavity 1 88 typically contains a gas such as air. 
2 1^ l" be defin,n9 Sh f nk 1 50 is u not ne "ssarily cylindrical, whereby the tube can be oval, ovoid, or otherwise 
annular, or may be hexagonal, or any other desired closed cross-section shape 

Sopo inl k 150 9enaral, y reac h«s to nearly the bottom of anode cavity 1 88. for example within about .005 Inch to 
about 020 inch .Preferably w.thm .010 inch, of the bottom wall 186. whereby bottom wall 186 of shank 150 is preferably 

zz: s^o^n 6 s:' 140 or isobtion cup 1 * such * at ,he c,earance — b — - « 

So ^iVrTf^ ,he J, hank t0 neady ^ b0ttOm ° f ,he anode °P ,imizes use of ^e anode zinc material by 
2 * c ||^e anode current collector proximate the bottom-most zhc in the anode cavity, thereby to facilitate 

S the M„S 2,n °' ^ neth I e,ess ' for — of assemb 'y. a curable distance may exist between bottom wall 

an^o^ 

cTcon^enHS a h | aa!'*' ^ ™ * ANSI s P ecifica ti°"s for AA size Alkaline Manganese 

^OsTXTm" 

[0492] Table 3 illustrates comparative output of AA size cells of the invention compared to AA size conventional cells. 



TABLE 3 



Ex. No. 


Discharge Current 


Current per Cathode Area 


hr to 0.9V Best of 5 cells 


Ahrto0.9VBestof5Cells 


1 


1 Amp 


157mA/cm2 


4.6 


4.6 

6.2 (est) 


2 


.05 Amp 


8 mA/cm 2 


NA 
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TABLE 3 (continued) 



Ex. No. 


Discharge Current 


Current per Cathode Area 


hr to 0.9V Best ot 5 cells 


Ahrto0.9V Best of 5 Cells 


3C 


1 Amp 


1 35 mA/cm 2 


1.0 


1.0 


4C 


.05 Amp 


7 mA/cm 2 


46.0 


2.3 



Referring to Table 3, Examples 1 and 2 represent cells of the invention. Examples 3 and 4 represent conventional cells. 
"Best of 5 cells" means that 5 cells were tested, and the number reported was the best cell of the 5 tested. 
[0493] Table 3 shows that cells of the invention have distinct advantage over same-sized conventiqnal alkaline man- 
ganese cells. 



CAN-LESS CELL DESIGN 

[0494] FIGURES 33 and 34 illustrate yet another set of embodiments of ceils of the invention, wherein the cathode 
15 can per se has been deleted as a receptacle for receiving and containing the remaining elements of the cell, and 

structural strength of the cell is provided by other cell elements. To that end, the cathode current collector is preferably . 

007 inch thick instead of the 0.005 inch thickness indicated for the previous embodiments which do include a cathode 

can. A top e.g. closure member is used to consolidate the cell elements at the top of the cell. A bottom e.g. closure 

member is used to consolidate the cell elements at the bottom of the cell. 
20 [0495] FIGURES 35 and 36 illustrate first and second apparatus and methods for assembling the top and bottom 

closure members with the remaining elements of the cell. 

[0496] Finally. FIGURES 37 and 38 illustrate embodiments of the can-less cells employing hollow anode current 
collectors. 

2S BASIC CAN -LESS CELL DESIGN 

[0497] Referring now specifically to FIGURES 33 and 34, cathode assembly 25 is configured and assembled as in 
the above described embodiments except that a thicker cathode current collector is used. Preferred cathode current 
collector is 0.007 inch thick, thereby providing additional hoop strength to the cathode assembly. Cathode assembly 
30 26 is made in the manner described above, making allowance for the thicker current collector material. 

[0498] Annular top closure member 200 receives the top end of the cathode assembly, while annular bottom closure 
member 202 receives the bottom end of the cathode assembly. Anode current collector 22 is received through top 
closure member 200 and projects into the anode mix as in the earlier embodiments. 

[0499] Top closure member 200 Includes a sllmmed-down nylon grommet 204 received in a metal contoured top 
35 washer 206. Grommet 204 receives anode current collector 22 through central aperture 154. Contoured top washer 
206 includes an outer annular slot 208 which receives an annular member 210 of grommet 204, the grommet having 
a corresponding annular slot 211 , whereby the combination of slots 208, 211 define an annular receptacle receiving 
the top edge region of the cathode assembly. 

[0500] FIGURE 34A illustrates another embodiment of the can-less, receptacle-less structure, wherein the illustration 
40 shows the cell immediately prior to crimping of the top closure member inwardly in final closure of the cell. As shown, 
grommet 204 is constructed with a substantial angle p in slot 211, of about 2 degrees to about 90 degrees, preferably 
about 5 degrees to about 30 degrees, more preferably about 5 degrees to about 20 degrees. Thus, slot 211 is quite 
open at the bottom to receive cathode assembly 26. Angle p is defined by upwardly extending leg 21 OA, outer flange 
21 0B, and downwardly depending leg 21 0C, of annular grommet member 210, Top washer 206 is placed over the 
45 grommet, whether before or after the grommet is assembled to the cathode assembly. Final crimping of top washer 
206 inwardly against leg 214, accordingly, also substantially collapses angle p of the grommet while closing slot 211 
and crimping leg 212 against the side of the top closure structure. 

[0501] FIGURE 34A further illustrates in dashed outline that leg 21 0C can initially extend outwardly from flange 21 0B. 
I such case, leg 21 0C is pushed downwardly when top washer 206 is assembled to the grommet to the position shown 

50 for leg 21 OC in solid outline in FIGURE 34A. 

[0502] FIGURE 34B illustrates a further embodiment of the can-less receptacle-less structure, as in FIGURE 34A, 
but without downwardly extending leg 21 0C. Rather, annular member 210 ends at the outer edge of outer flange 21 OB 
approximately in line with the outer surface of diffusion member 36. In this embodiment, outer leg 212 of washer 206 
is crimped directly against the outer surface ot the diffusion member. Thus, in this embodiment, diffusion member 36 

55 takes on an additional function of providing electrical insulation between top washer 206 and cathode current collector 
32. 

[0503] FIGURE 34C illustrates a yet further embodiment derived from the structure of FIGURES 34A and 34B, and 
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[0504] FIGURE 34D illustrates a yet further embodiment derived from the structures of FIGURES 34A w • 
outer flange 210B has been omitted, such that the annular receptacle which recet es the 2ES2^2E2 
on (he inner surtace by leg 210A of the grommet, and me balance of the receptacle/slot TJrtnLZ 
associate: ^top curvature, of washer 206. Accordingfy. diffusion member 36 provides ^iSS!22S 
.nsu.at.onbetweent^ecathodecurrent elector -nd^^^rb^ioutor JS^SSH^ 

I ^ 51 J « AS SU " eSted by ,hS drawin 9 s ' ,ne embodiments ot FIGURES 34B-34D depend quite heaVitv on th» *w„h 
of the d,ffus,on member to provide adequate electrical insulation, as well as on the pS duraS?^ of ZTL V 
member to not be crushed or cu, to the point of failure during eel, assembly and ET3^?^TE2 
maximum outer diameter for the cell, by eliminating outer leg 21 0C the cathode assembler Z JZ J T f 1 
distance corresponding to the thickness attributed to leg 21 0 9 C . Su<^ move^ HE""* ' 

KvSr c =^^ 

[0507] Downwardly depending outer and inner legs 212. 214. respectively, on opposing sides of slot 211 are e «pr 
102. 176, 178 180 of earner embodiments, as appropriate. As with the embodiments which utilize a ca3J SH£ 

«S ^ t9rminat6 31 th9 10P °' ,h9 Current co,,ector - » ca " b ° fc^^^X?£S55! 

assembly, and thence extend downwardly inside the inner surtace of the cathode current collector Sparalr^ 
erally terminates at or slightly above bottom slot 211. collector. Separator 16 gen- 

[0508] Bottom member 202 includes a contoured metal bottom washer 216 havina an annuls sim 910 = „w 
bottom sea. member 220 received in slot 21 8. Sea. member 220 inc.udes a l^ ^Zt^ ^TcTZ 
outer reg,on of slot 218 and under the bottom edge of the cathode assembfy. Sea. member ^ bJZtaS™ 

classes Seal member 220 is generally non-compressible in the sense that the density of the seal member aZ 1ZZ 
re fleets the unfoamed density of the respects material from which the sea. memberTs fabricated SeaTmemterS 

mm S uota^e^r p r e , te ,he above no,ed micro > orous PTFE -uCSSS 8 ' r 220 

[0509] Upwardly extending outer and inner legs 224, 226 respectively on opposing sides of slot 218 are eftectivah, 

nnrt Jr ^ „ the bottom of the cathode can. Indeed, upwardly extending leg 224 takes the position of lower 
ac^thehl^ 

across the bottom of the cell as In e.g. the embodiments of FIGURES 2, 28 30 and 32 

[05 0] Omming the cathode can from the design of the can-less cells as in FIGURES 33 and 34 orovides m..ltini,> 
des.rab e features First, by incorporating the much lighter weight top and bottom member ^cKS^Sh. 
c^ yet allowing for the Increased weight of the thicker cathode current collector, a substamL, frac ton e l, 

^ dS r^" 1 ^ enhanCh9 ,hB -height ratio o. the 2Si iSS 

car. less design reduce the weight required for generating a given amount of energy. 

™ 3 !°« ' 3 maj0f P 0 " 10 " °' the l6n9th 0f the ouler surface <* 109 is represented by the cathode assemblv 
namely the diffusion member being openly exposed to ambient environment. According^ ZZZSiSZZ 

S^TsSJlT ? 9 ? aSSemD ^ SUCh 33 * » 0Uter -^toTelTbi 

" , Such state ™n' or the like thus refers to a cell wherein there is no traditional cathode can to provide 

[0512] in such embodiments, the d.ffus.on member represents the only barrier to the cathode reaction surface re- 
cemngma^mumava^ 

o^gen a va..ab,l,ty^n be obtained while suitably c^ 

is advantageous where a high discharge rate is contemplated for the cell avaoaoimy oi oxygen 

K S™, ^ Cath0de C3n is ° bv,a,ed ' includi "9 the cost of fabricating the can. including air ports 38 
[0514] The can-less embodiments are fabricated in a manner similar to fabrication of the can embodies 2 the 

ZTTenTfciT 2 * 1 '™ r e ran - Th ; s - bottom seai member 220 is *« ^TSSZTwis; 

216. Then, the cathode assembly ts inserted into slot 216 inwardly of seal member ?s>n flnn m ♦ 
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leakage of electrolyte out of the bottom of the cell. Finally, joining the bottom closure member to the cathode assembly 
generally defines a receptacle for receiving the anode material. 

[0515] With the bottom closure member joined with the cathode assembly, and sealed to the bottom of the cathode 
assembly, the subassembly is then placed in an upright disposition, with the top of the cathode assembly extending 

s upwardly to define a generally open receptacle. 

[0516] Next the separator is inserted in the manner described earlier. The separator material and structure can be 
that of any of the separators described earlier. After the separator has been Inserted, either or both of Isolation cup 
142 and/or seal 140 are inserted into the open receptacle to finish defining the Interior of the anode cavity. The anode 
mix is then placed in the cell, either a wet anode mix or the 2-step addition of a dry anode mix as described earlier herein. 

io [0517] With the anode mix in place, the top closure member, including the anode current collector, is placed on the 
top of the cathode current collector, correspondingly inserting the anode current collector into the anode mix. The 
combination of top closure member 200 and anode current collector 22 is then crimped in place to thereby seal the 
cell. Inserting the anode current collector into the anode mix establishes electrical contact between the anode mix and 
the anode terminal at head 152 of the anode current collector. The crimping of the top closure member to the cathode 

J5 current collector closes the cell to leakage o1 electrolyte out of the cell. 

[0518] Top and bottom closure members 200, 202 can be crimped to the cathode assembly at the above respective 
steps using apparatus such as that illustrated in FIGURE 35. Referring to FIGURE 35, a spring-mounted holder 228 
receives the top end of the cathode assembly, and supports the top end while the bottom end of the cathode assembly 
is disposed upwardly in the apparatus shown. 

20 [0519] Bottom closure member 202 is then placed on the upwardly-disposed bottom end ofthe cathode assembly. 
A slotted, cone-shaped collet 230 is then advanced downwardly onto the bottom closure member and against conically- 
shaped female tooling 231, simultaneously clamping downwardly and inwardly on the bottom closure member. An 
inner supporting tool 232 provides support to inner leg 226 while collet 230 crimps inwardly on leg 224, thereby to 
establish crimped electrical contact between the cathode current collector and bottom closure member 202 at leg 226. 

25 The crimp closure also crimps the cathode assembly against seal member 220, thus establishing the seal against 
leakage of electrolyte out of the cell about the bottom edge of cathode assembly 26. 

[0520] With the bottom closure member thus secured to the bottom of the cathode assembly, the subassembly is 
then turned right-side-up, with the bottom of the cell being disposed downwardly. The separator is then inserted into 
the subassembly, followed by isolation cup 1 42 and/or seal 1 40 to thereby complete the definition of the anode cavity. 
30 Then, the anode mix is placed in the anode cavity. With the anode mix in place, the subassembly of top closu re member 
andanode current collector is then assembled to the cathode assembly and the bottom closure member Accordingly, 
the -anode current collector is inserted into the anode mix and the top closure member is seated on the top of the 
cathode assembly such that the top of the cathode assembly is received in slot 211 . 

[0521] The above described assemblage is then placed in holder 228 of the closure apparatus illustrated in FIGURE 
35 35,-with the bottom closure member being received in holder 228 and the loosely assembled top closure member 
extending upwardly therefrom. Collet 230 Is then brought down onto top closure member 200, crimping outer leg 212 
of the top closure member downwardly and hwardly while supporting tool 232 supports inner leg 214 in channel 236 
of top closure member 200. 

[0522] The crimping process practiced in the working of FIGURE 35 in general provides closure grooves crimping 
40 the top and bottom closure members to the cathode assembly, and thus provides the same function as corresponding 
grooves 102, 176, 178, 180, 122, 130, and the like, which provide closure seals on the previously described embodi- 
ments which use cathode cans. Thus, in the embodiments which use cathode cans, the top and bottom portions of the 
cathode can serve the same closure functions as the bop and bottom closure members in the can-less embodiments. 
Accordingly, wherever herein we refer to a °top closure member 0 or a "bottom closure member, 0 as respects closure 
45 and/or seal functions at the top and bottom of the cell, we specifically include respective top and bottom portions of 
the cathode can as the top and bottom closure members, in those embodiments which use a cathode can. 
[0523] As an alternative to the tooling of FIGURE 35, in the embodiment of FIGURE 36, top closure member tool 
234 advances downwardly onto channel 236, and pushes the entire cell assembly downwardly such that the respective 
outer leg 21 2 or 224, as appropriate, is crimped inwardly against tool 234 by conically-shaped receptacle tooling 238. 

so 

CAN-LESS CELL HAVING HOLLOW ANODE CURRENT COLLECTOR 

[0524] The embodiments of FIGURES 37, 38, 39, and 39A take the invention yet another step further in improving 
the energy/weight ratio of the cell. In FIGURE 37, the bottom comer structure is generally as disclosed with respect to 
55 FIGURES 2 and 3A. At the top of the cell, grommet 18 includes an annular slot 240 which receives the top of the air 
cathode assembly. Top contour washer 206 is received on the top of grommet 1 8, and extends downwardly about the 
outer edge of grommet 18, crimping an outer flange 242 of the grommet, outwardly of slot 240, onto the cathode 
assembly, thus locking the cathode assembly into slot 240. A downwardly depending lip 244 of contoured washer 206 
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terminal d.sc 246 closes the cavity 1 88 insideshank 150. Avent 139 (not shown in FIGURE 37) can be used as des^d 
A support co.br 248 is illustrated in FIGURE 37 supporting the inner surface of shank 1 50 'SLr £ Us prefeTbt 
conductive, but can be non-conductive in the embodiment illustrated in FIGURE 37 preferably 
S^LT" 9 "TIT' d0wnward| y depending outer leg of washer 20S against flange 242 provides a liquid-tiqht 
S 93,0 it 9 A° f e,eCtr ° ly,e ° Ut °' * he ,0P °' tha CelL Ran 9 6 242 Provides electric'. insulaTon bT^een 

04 2 ^^ 

S t£ \ S " ffic,ent V^ k 10 P rovide *• desired electrical isolation between the anode and ttaSE* 
0526] The embedment of FIGURE 38 further illustrates a can-less cell wherein the bottom structureTsWIar to 

Sr mrp SS T " ,UStrated in F,GURE 3? - FIGURE ,he 1 °P struclure is ,he ■«» as has been des S££ 
£TLL % 9 :° mme V 6 eleCtfteal,y i5 ° ,ateS thS ° ath0de assemb| y from c °"tour washer 206 which ca^ie 
££ 03 * 18 fUrthSr Pr ° VWeS ,eaka9e 00n,r01 3b0Ut the Cath0de ^.y atThT^ £ 

[So l""? 9 aMenti0n n ° W t0 the b ° tt0m ° f the Cel1 ' bottom 9 romme1 250 inc '»des an inwardly disposed annular 
slot 252 which receives an upwardly depending lip 254 of bottom contour washer 216. Bottom contou^sher 2^ fit 

ZL V S °h „ b °T °! 9r0mmet 250 ' and eXtendS abou « the ou,er «%• of gronlTSo Sw^S 

about the bottom edge of cathode assembly 26. crimping the conductive metal boMom contour washeTaoaKe 

the cath^T he , b0 !° m ed9 ° ° f ,h6 C3th0de aSSemb,y - The bottom washer is < hus h Wlmato^^oSEJS 
the cathode current collector, and serves as the cathode terminal. 

[0528] An inner flange 258 of grommet 250, disposed inwardly of slot 252 isolates shank 150 of th» 
collector from contour washer 216 which carries the cathode charge. A se£nd 

™™ k 150 31 bOtt0ni 9r0rnm9t 25a Collar 256 is P refera ^ non«onduc«ve ^ ^ 

[0529] FIGURES 39 and 39A illustrate an embodiment having a hollow anode current collector and top member 200 

JrmrSSTS °irH GURES 37 T 38 ' " nd WherCin th ° b ° tt0m member more 

of FIGURES 33 and 34. Addressing specifically the bottom structure of FIGURE 39A, bottom member 202 included 
contoured metal bottom washer 216 ha*ng a first outer annular slot 218 and a seconThne ^nuter^So Sal 

the bottom edge of the cathode assembly. Upwardly extending outer and inner legs 224 226 resoectivelv o™^Tn 
sides of s.ot218areeffective.y crimped toward each other to provide leak-proof ^ 

the bottom edge portion of the cathode assembly, and provtfe electrical contact between the cathodT current col^or 

fnc, ^ Sh f 216 at 169 22a A foreshorte "^ platform 108 extends inwardly of slot 218 to slot 260 

H , ,nnSf b ° ,t0m S9al memb9r 262 is dis P° sed ^ "ner bottom slot 260 of washer 216 and receives shank 

eaka^ 

sha?M50 t^lL « ^ a, f a, h member262 " ,n addition ' seal m ^ber 262 electrically isolates the anode cL^e on 
shank 150 from the cathode charge on bottom washer 216. 

[0531] While the invention has been described herein In terms of cells used under high discharge rate conditions 

^ P i ? aU9ht herem re$pect to ^'"dncal cells can. in general, be applied to other configurations 

otSVecl ^ ,in9,y ■ f 009318 Ce,,S * naVS,m,,ar cross - sec «on are contemplated, such a EKSj Tg 
oval cross-sections, hexagonal cross-sections, and other polygonal shapes 

[0533] As used throughout this teaching, the term 'anode' refers to the negative electrode of the electrochemical 
SL, me tSrm ' Catn0d6 " referS t0the P 05 "^ e,ectrode of »a electrochemical cell e,eC,r0ChemiCal 

[0534] Those skilled in the art will now see that certain modifications can be made to the apparatus and methods 
And Itt re r C K° illUStfated embodimente - witnout departing from the spirit of the instant invention 

E££££E^ir d9SCn ' bed *" ^ reSp9Ct ,0 th9 Preferr9d - bod i-nt3. it will be understood 
nSlSon" Tm f P , nUmer ° US rearran 9 ements - modifications, and alterations, and all such arrangements, 
modrficatrons. and alterations are intended to be within the scope of the appended claims 

E S o? c S e a !l en i th l ,0l,OWi ? 9 C ' aimS USS mSanS P ' US ,UnCtfon lan9Ua 9 e - ft is not meant to include there, or in the 
Son * 9 smjC,Ura "y ec ' uiva,ent 10 ^ is sh °«n in the embodiments disclosed in the spec!- 

Claims 

1 " p A rSL^ " 30 e,0n9a,e aif dep ° la ^ ed e '-trochemica. cel.. said cathode assembiy 

(a) a closed-loop elongate cathode current collector having a side wall extending along a length thereof, and 
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having a thickness, a top and a top edge, a bottom, a first outer surface and a first inner surface, and an array 
of perforations extending through the thickness of the side wall, from the outer surface of the side wall to the 
inner surface of the side wall; and 

(b) a catalytically active carbon composition, e.g. comprising carbon, polymeric binder and manganese (II) 
s moieties, mounted on the side wall of said cathode current collector and extending into the perforations in said 

cathode current collector, 

the resulting cathode assembly precursor having a second outer surface and a second inner surface. 

A cathode assembly precursor according to Claim 1 , said cathode current collector comprising a cylindrical cathode 
current collector free from longitudinal jointing along the length of said cathode current collector, or said cathode 
current collector comprising a longitudinally-extending joint free from overlap of elements of said side wall at said 
joint, or said cathode current collector comprising Interdigitated elements ol said side wall joined to each other and 
thereby forming a longitudinally-extending joint on said side wall. 

A cathode assembly precursor according to Claim 1 or Claim 2, said cathode current collector comprising an 
imperforate edge region at at least one of said top and said bottom. 

4. A cathode assembly precursor according to Claim 1 , 2 or 3 t said cathode current collector comprising imperforate 
20 edge regions at said top and said bottom, together extending along no more than 20 percent of the length of said 

cathode current collector, for example they together extend along about 5 percent to about 1 5 percent of the length 
of said cathode current collector. 

5. A cathode assembly precursor according to any of Claims 1 to 4, the array of perforations defining a perforated 
2S area of said side wall, the array of perforations further defining an open fraction of said side wall, of about 45 

percent to about 70 percent of the perforated area, preferably about 4g percent to about 65 percent of the perforated 
area. 

6. A cathode assembly precursor according to any preceding Claim, respective ones of the perforations having pe- 
30 rimeters defining comers therein , the comers being effective to assist in holding said carbon composition securely 

mounted to said cathode current collector. 

7. A cathode assembly precursor according to any preceding Claim wherein said catalytically active carbon compo- 
... sition comprises a layer of said carbon composition disposed on one of the first inner and first outer surfaces of 

35 said cathode current collector, said composition either extending into the perforations, or said composition extend- 

ing through the perforations to the other of the first Inner and first outer surfaces of said cathode current collector, 
and extending laterally outwardly from respective ones of the perforations along the other of the first inner and first 
outer surfaces of said cathode current collector, and for example said catalytically active carbon composition covers 
substantially equal portions of the first inner and first outer surfaces of said cathode current collector. 

40 

8. A cathode assembly precursor according to any of Claims 1 to 6, wherein said catalytically active carbon compo- 
sition covers substantially the entirety of each of the first inner and first outer surfaces of said cathode current 
collector. 

4S 9. A tubular cathode assembly comprising a cathode assembly precursor according to any preceding Claim, and 
including an air diffusion member mounted on the second outer surface of said cathode assembly precursor, said 
air diffusion member preferably having a thickness of about 0.0025 inch to about 0.005 inch. 

10. A tubular cathode assembly according to Claim g, said air diffusion member comprising an endless wrap of air 
so diffusion sheet material extending at least 1 .5 times, preferably at least 2 times and more preferably at least 3 

times, about a circumference of the second outer surface of said cathode assembly precursor, such that said air 
diffusion member effectively discourages transfer of moisture vapor into or out of a cell into which said cathode 
assembly is incorporated, discourages leakage of liquid electrolyte, and controls rate of diffusion of air into the cell. 

ss 11. A tubular cathode assembly according to Claim 9, said air diffusion member comprising an endless wrap of air 
diffusion sheet material extending at least 2 times about a circumference of the second outer surface of said 
cathode assembly precursor, the air diffusion sheet material having variations in thickness along the length of said 
air diffusion sheet materia], of at least 5 percent, the at least two wraps attenuating the effect of the variations in 
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MMlfh ? ■? Ch ! raC,ens,ics of said air diff usi0 " ™mber in said cathode assembly are 
.IT kk characler.st.cs of corresponding air diffusion sheet material at rest and not mounted on 
sari cathode assembly precursor, as affected by compressing of the mounted air diffusion member. 

12 ' in^Jf ' °? h °i ^ SS8mb,y aCC ° rding ,0 C ' aim 9 ' 3 sWe of said M ™ member extending beyond the top 
edge of said cathode current collector, and being folded inwardly about the top edge and down Jrdl against he 
second inner surface of said cathode assembty precunsor. oownwaraiy against the 

13. A tubular cathode assembly according to Claim 9. including liquidous seal rings on said ai, diffusion member 
adjacent the top and bottom of said cathode current collector. ■ 

14. A method of fabricating a tubular air cathode assembly for use along an elongate side wall of an elonoate air 
depolarized electrochemical cell, the method comprising: elongate air 

~. (a) fabricating an elongate tubular cathode current collector having an elongate side wall defmino a tubular 
cross-section and an array of perforations extending through the side wall' 9 
(b) mounting the elongate tubular cathode current collector on a mandrel having a cross-section definino an 
arc hav.ng , a radius smaller than an arc defined by the tubular cross-section of the cathode SErSK? 

i LndeT a sheet compfising ca,alytically ac,ive carbon ' -nd up to about - 10 1*^355 

(d) passing a such carbon sheet through a nip defined between (i) the combination of the mandrel and the 
^current collector and (ii) a support structure having greater arc radius than the arc raTs £ n™J?° 

SilSlSEZ SU ? C 'T ,0 3nd C ° nSOltiate *• Ca,b0n Sheet onto an °"ter surface of the 

side wall of the cathode current collector; 

T^^llT* ( ? SUffi ,f nt ,0fCe 'l aPP,ied 31 the " ip 10 def0rm portions of »• ca '°°n ^eet into the 
perforations, thereby mechanically securing the carbon sheet to the cathode current collector. 

15 ' icSUl a Mh° rdin9 ? ?? m 1 4 '- inC ' Udin9 (3) empl °^ n9 3 Support s,ructure havi "9 9 rea ' a ' arc radius than the 
amlln ° ,themandre ' b y a ra,l ° <* « 4/1 , preferably at least B/I.and more preferably at least le^.orft) 

16 ' ^T^Zt 14 ° r K 1 , 5, inC ' Udina aft9f conso,idal ^ the camon sheet onto the cathode current 
collector, while retaining the assemblage of the cathode current collector and the carbon sheet on the mandrel 

uZSZfS? 1 ? mat r ia ' I" 10 " nd ,hfOU9h thS * and applyi " 9 force 31 1,16 " ip s ^ient to Jly and cTnsol- 
idate the air diffusion material onto the carbon sheet 

17 'maSafsuS 

to^ao^ric^e^lnta^tHa «artv^ ^"^ p carbon sheet in at least two endless layers of air diffusion material thereby 
n^St^T^J T ? 3 Unrta,y ' mU,tip,e layer " 3ir dfffUSton member; < b > compressing the air dfffuston 
* k S 'T materia ' im ° 1,16 nip ' apP * in9 3 smcient °< such compressed air 
SZEZSE » u u Sh ? 6t 10 T P ** ^ *•* h at ,east 1hree end,ess ,a V ers of s «^ched air 

riis^^^ss"^ portion inwardv about ,he edge ° f the current co,,ect ° r and 

an inner surface of the cathode current collector. 

18 ' iESSSSZ £2ST 16, inc,ud .r applyin9 Bquidous seal rin9s °° ,he air diffusion membef ad f acent 

opposing ends of the cathode current collector. 

19 ' inZZ^T^T 9 3 Cath ° de 3SSemb,y '° r USe alon9 an e,on 9 ate side wa » of an elongate air 

depolarized electrochemical cell, the method comprising: 

(a) fabricating an elongate tubular cathode current collector having an elongate side wall defining a tubular 
cross-section, and an array of perforations extending through the side wall- 

(b) mounting the elongate tubular cathode current collector on a mandrel and mounting the combination of 
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the mandrel and Ihe cathode current collector in a stack of assembly rolls; 

(c) fabricating carbon sheet structure comprising catalytically active carbon, and up to about 10 percent by 

weight of a binder, and thereby forming sheet structure of the catalytically active carbon composition, having 

a machine direction and a cross direction: 
s (d) making a sheet stack of respective overlying underlying ones of at least first and second elements of the 

carbon sheet structure, such that the sheet stack has a top and a bottom, and a thickness therebetween; 

(e) passing the sheet stack through a nip and thereby applying force to the stack such that the applied force 

effects reduction in the thickness of the stack, in combination with consolidation of the respective elements of 

the carbon sheet structure into a unitary composite carbon sheet; and 
10 (f ) passing the so-consolidated carbon sheet into the stack of assembly rolls and thus through at least one nip 

acting between the mandrel/current collector and a respective one of the assembly rolls, and applying force 

at the at least one nip sufficient to collectively apply and consolidate the consolidated carbon sheet onto an 

outer surface of the elongate side wall of the cathode current collector; and 

is for example in step (f ) sufficient force is applied at the at least one nip to deform portions of the carbon sheet into 

the perforations, thereby mechanically securing the carbon sheet to the cathode current collector. 

20. A method according to Claim 1 9, including, after consolidating the carbon sheet onto the cathode current collector, 
while retaining the assemblage of the cathode current collector and the carbon sheet on the mandrel, passing an 

20 air diffusion material into the stack of assembly rolls and thus through the at least one nip, and applying force at 

the at least one nip collectively sufficient to apply and consolidate the diffusion material onto the carbon sheet, 
and optionally (a) including compressing or stretching the air diffusion material while passing the air diffusion ma- 
terial into the stack of assembly rolls and thus through the at least one nip, applying a sufficient length of such 
compressed or stretched air diffusion material to the carbon sheet to wrap the carbon sheet in at least two and 

25 preferably at least three endless layers of compressed or stretched air diffusion material, thereby to fabricate onto 

the carbon sheet a unitary, multiple layer air diffusion member; and/or (b) including aligning the air diffusion material 
so as to extend outwardly beyond an edge of the cathode current collector, and folding the outwardly extending 
portion inwardly about the edge of the cathode current collector and against an inner surface of the cathode current 
collector. 

30 

21. A method according to Claim 19 or Claim 20, including applying liquidous seal rings on the air diffusion member 
adjacent opposing ends of the cathode current collector. 

22. An air depolarized electrochemical cell comprising an anode, a cathode, a separator, and electrolyte, said cathode 
35 comprising a tubular cathode assembly comprising a cathode assembly precursor according to any of Claims 1 

to 8, or a cathode assembly according to any of Claims 9 to 1 3. 

23. An air depolarized electrochemical cell comprising an anode, a cathode, a separator, and electrolyte, said cathode 
comprising a tubular cathode assembly made according to a method according to any of Claims 14 to 21. 
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